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IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 



U.S. National Phase of 
International Application 



Attorney Docket No.: 8472-018 



No. PCT/RU98/00415 



Group Art Unit: unassigned 



Int. Filing Date: 
December 15, 1998 



Examiner: unassigned 



Serial No.: to be assigned 



For: A POLARIZER AND LIQUID 

CRYSTAL DISPLAY ELEMENT 



Filed: Herewith 



Inventors: 



Alexandr Alexandrovich 
MIROSHIN et al. 



PRELIMINARY AMENDMENT 



Assistant Commissioner for Patents 
Washington, D.C. 20231 

Sir: 

Please amend the above-identified application, with reference to the English 
translation, as follows. 

IN THE TITLE : 

Delete "INDICATING" and insert -DISPLAY-. 

IN THE CLAIMS 

Please amend the claims as follows. 

2. (Once Amended) The [polarizer] polarizer according to claim 1, characterized in that 
at least one birefringent anisotropically absorbing layer has at least one refraction 
index that is directly proportional to the polarized light wavelength. 
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* 1 

3. (Once Amended) The [polarizer] polarizer according to claim 1, characterized in that 
at least one birefringent anisotropically absorbing layer has a thickness, whereat the 
interference extremum at output of the polarizer is realized for at least one linearly- 
polarized light component. 

4. (Once Amended) The [polarizer] polarizer according to claim 3, characterized in that 
thickness of at least one birefringent anisotropically absorbing layer satisfies the 
condition of obtaining, at output of the polarizer, the interference minimum for one 
linearly-polarized light component and the interference maximum for other orthogonal 
linearly-polarized light component. 

5. (Once Amended) The [polarizer] polarizer according to claim 1, characterized in 
further comprising at least one optically isotropic layer, whose refraction index 
coincides with, or maximally proximate to one of indices of the birefringent layer. 

6. (Once Amended) The [polarizer] polarizer according to claim 1, characterized in 
further comprising at least one birefringent layer, one refraction index of which layer 
coincides with, or maximally proximate to one of indices of the birefringent 
anisotropically absorbing layer, and the second refraction indices of the birefringent 
layer and birefringent anisotropically absorbing layer differ from one another. 

7. (Once Amended) The [polarizer] polarizer according to claim 1, characterized in that 
at least one birefringent anisotropically absorbing layer comprises at least two 
fragments of an unspecified shape, that differ from one another with respect of colour 
and/or the polarization axis direction. 

8. (Once Amended) The [polarizer] polarizer according to claim 7, characterized in 
further comprising at least one birefringent anisotropically absorbing layer comprising 
at least two fragments of an unspecified shape that differ from one another with 
respect of colour and/or the polarization axis direction. 
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9. (Once Amended) The [polarizer] polarizer according to claim 8, characterized in that 
between two birefringent anisotropically absorbing layers said polarizer further 
comprises layers of transparent, colourless or dyed materials. 

10. (Once Amended) The [polarizer] polarizer according to claim 1, characterized in 
further comprising an orienting layer formed of non-organic materials and/or different 
polymer materials. 

1 1 . (Once Amended) The [polarizer] polarizer according to claim 1 , characterized in 
further comprising a light-reflecting layer. 

12. (Once Amended) The [polarizer] polarizer according to claim 1 1, characterized in 
that the light-reflected layer is metallic. 

13. (Once Amended) The [polarizer] polarizer according to claim 1, characterized in that 
at least one birefringent anisotropically absorbing layer is formed on surface of a 
substrate. 

14. (Once Amended) The [polarizer] polarizer according to claim 13, characterized in 
that said polarizer as the substrate, comprises a birefringent plate or film, at least one 
birefringent anisotropically absorbing layer being formed at angle of 45 ° to the main 
optical axis of said plate or film. 

15. (Once Amended) A polarizer, including: 

[•] a polarizing means for dividing a plurality of non-polarized light beams, constituting 
the light incident on the polarizer, into the same plurality of identical pairs of 
differently polarized light beams, and 

[•] means for changing polarization of at least one plurality of the identically polarized 
light beams comprised by said plurality of pairs of differently polarized light beams, 
the polarizing means being implemented in the form of focusing optical elements 
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optically registered with the means for changing polarization and comprising at least 
one birefringent layer adjacent to at least one optically isotropic layer, characterized 
in that at least one birefringent layer is the anisotropically absorbing one and has at 
least one refraction index that grows as the polarized light wavelength increases. 

16. (Once Amended) The [polarizer] polarizer according to claim 15, characterized in 
that at least one birefringent anisotropically absorbing layer is implemented in the 
form of a set of volume or phase lenses. 

17. (Once Amended) The [polarizer] polarizer according to claim 15, characterized in 
that the focusing optical element is implemented in the form of a zone plate. 

18. (Once Amended) The [polarizer] polarizer according to claim 17, characterized in 
that the zone plate is implemented in the form of an amplitude zone plate, even zones 
of which comprise at least one birefringent anisotropically absorbing layer adjacent to 
at least one optically isotropic layer, and the odd zones are made of the optically 
isotropic material. 

19. (Once Amended) The [polarizer] polarizer according to claim 17, characterized in 
that the zone plate is implemented in the form of a phase zone plate, at least one 
refraction index of which phase zone plate changing along at least one of directions 
according to a certain rule, including in a non-monotonic manner. 

20. (Once Amended) The [polarizer] polarizer according to claim 15, characterized in 
that the means for changing polarization comprises a sectioned translucent 
birefringent anisotropically absorbing layer having at least one refraction index that 
grows as the polarized light wavelength increases. 

21. (Once Amended) The [polarizer] polarizer according to [any one of claims 15-20,] 
claim 15. characterized in that the means for changing polarization is implemented in 
the form of a sectioned translucent half-wave birefringent plate or layer having 
sections disposed in focuses or outside focuses of the focusing optical elements. 
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22. (Once Amended) The [polarizer] polarizer according to [any one of claims 15-20,] 
claim 15. characterized in that the means for changing polarization is implemented in 
the form of a sectioned translucent birefringent plate having sections in the form of 
quarter- wave plates disposed outside focuses of the focusing optical elements, and 
sections in the form of plates determining a phase difference between the ordinary and 
extraordinary rays, which phase difference differs by n from the phase difference 
determined by said sections in the form of quarter-wave plates disposed in focuses of 
the focusing optical elements. 

23. (Once Amended) The [polarizer] polarizer according to [any one of claims 15-20,] 
claim 15. characterized in that the means for changing polarization is implemented in 
the form of a sectioned translucent polymerized planar layer of a liquid crystal having 
the twist structure, with rotation of the optical axis of the liquid crystal within 
thickness of said layer at angle of 90°, with sections disposed in focuses or outside 
focuses of the focusing optical elements. 

24. (Once Amended) The [polarizer] polarizer according to [any one of claims 15-20,] 
claim 15. characterized in that the means for changing polarization is implemented in 
the form of sectioned translucent achromatic birefringent plate. 

25. (Once Amended) [A polarizer] A polarizer, including means for converting an 
incoming non-polarized light into a plurality of identical light beams, a polarizing 
means for dividing non-polarized light beams into polarized passing and reflected 
light beams having different polarizations, and a means for changing polarization and 
direction of the light beams reflected from the polarizing means, characterized in that 
said polarizer is implemented in the form of at least one film of plate, whereon applied 
are said means, the polarizing means comprising at least one birefringent 
anisotropically absorbing layer having at least one refraction index that grows as the 
polarized light wavelength increases, or a birefringent layer having the constant, 
across the layer thickness, directions of the optical axes, or a birefringent layer having 
optical axes that change across the layer thickness according to a certain rule. 
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26. (Once Amended) The [polarizer] polarizer according to claim 25, characterized in 
that the means for changing polarization and direction of the reflected light beams has 
a sectioned metallic mirror. 

27. (Once Amended) The [polarizer] polarizer according to [any one of claims 25-26,] 
claim 25, characterized in that the polarizing means comprises at least one birefringent 
anisotropically absorbing layer or birefringent layer having the constant, across the 
layer thickness, directions of the optical axes, and comprising a quarter- wave plate 
upstream of the sectioned metallic mirror. 

28. (Once Amended) The [polarizer] polarizer according to [any one of claims 25-26,] 
claim 25. characterized in comprising at least one layer of a cholesteric liquid crystal 
as at least one birefringent layer having directions of the optical axes that change 
across the layer thickness according to a certain rule. 

29. (Once Amended) The [polarizer] polarizer according to claim[s] 28, characterized in 
that at least one layer of a cholesteric liquid crystal is made of a polymer cholesteric 
liquid crystal. 

30. (Once Amended) The [polarizer] polarizer according to claim 28, characterized in 
that at least one layer of a cholesteric liquid crystal has, across the thickness, a 
gradient of the cholesteric spiral pitch and, as the result, has the spectrum width of the 
light selective reflection band of not less than 100 nm. 

3 1 . (Once Amended) The [polarizer] polarizer according to claim 28, characterized in 
comprising at least three layers of cholesteric liquid crystals having the light selective 
reflection bands in three different spectrum ranges. 

32. (Once Amended) The [polarizer] polarizer according to [any one of claims 25-26,] 
claim 25. characterized in that the means for converting the incoming non-polarized 
light is implemented in the form of a system of microlenses or microprisms focusing 
the light beams coming out of them in the direction towards interior of the polarizer. 
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33. (Once Amended) The [polarizer] polarizer according to claim[s] 32, characterized in 
that the system of microlenses is implemented in the form of positive cylindrical 
microlenses that completely cover the surface of the polarizer. 

34. (Once Amended) The [polarizer] polarizer according to claim 26, characterized in 
that on a first surface of a film or plate it comprises a system of microlenses and a 
sectioned metallic mirror optically registered with said system of microlenses, and on 
a second surface of a film or plate it comprises at least one layer of a cholesteric liquid 
crystal. 

35. (Once Amended) The [polarizer] polarizer according to claim 26, characterized in 
that on the first surface of a film or plate it comprises a system of microlenses, a 
sectioned metallic mirror optically registered with said system of microlenses, and a 
quarter- wave plate, and on the second surface it comprises at least one birefringent 
anisotropically absorbing layer or birefringent layer having the constant, across the 
layer thickness, directions of the optical axes. 

36. (Once Amended) The [polarizer] polarizer according to claim 26, characterized in 
that on the first surface of a film or plate it comprises a sectioned metallic mirror, and 
on the second surface of a film or plate sequentially applied are a system of 
microlenses optically registered with sections of the metallic mirror, and at least one 
layer of a cholesteric liquid crystal. 

37. (Once Amended) The [polarizer] polarizer according to claim 26, characterized in 
that on the first surface of a film or plate it comprises a sectioned metallic mirror and a 
quarter-wave plate, and on the second surface of a film or plate sequentially applied 
are a system of microlenses optically registered with sections of the metallic mirror, 
and at least one birefringent anisotropically absorbing layer or birefringent layer 
having the constant, across the layer thickness, directions of the optical axes. 

38. (Once Amended) The [polarizer] polarizer according to claim 26, characterized in 
comprising at least two laminated films or plates, on the external surface of a first film 
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or plate applied is a first system of microlenses, on the internal surface of a first or 
second film or plate applied is a sectioned metallic mirror, and on the external surface 
of the second film or plate additionally applied are a second system of microlenses 
optically registered with sections of the metallic mirror and with the first system of 
microlenses, and at least one layer of a cholesteric liquid crystal. 

39. (Once Amended) The [polarizer] polarizer according to claim 26, characterized in 
comprising at least two laminated films or plates, on the external surface of the first 
film or plate applied is the first system of microlenses, on the internal surface of the 
first or second film or plate applied are the sectioned metallic mirror and the quarter- 
wave plate, on the external surface of the second film or plate additionally applied are 
the second system of microlenses optically registered with sections of the metallic 
mirror and with the first system of microlenses, and at least one birefringent 
anisotropically absorbing layer or birefringent layer having the constant, across the 
layer thickness, directions of the optical axes. 

40. (Once Amended) The [polarizer] polarizer according to claim 26, characterized in 
comprising at least two laminated films or plates, on the external surface of the first 
film or plate applied is a system of microprisms, on the internal surface of the first or 
second film or plate applied is a sectioned metallic mirror optically registered with the 
system of microprisms, on the external surface of the second film or plate applied are 
is one layer of a cholesteric liquid crystal. 

41 . (Once Amended) The [polarizer] polarizer according to claim 26, characterized in 
comprising at least two laminated films or plates, on the external surface of the first 
film or plate applied is a system of microprisms, on the internal surface of the first 
film or plate sequentially applied are the sectioned metallic mirror optically registered 
with the system of microprisms, a quarter- wave plate, on the external surface of the 
second film or plate applied is at least one birefringent anisotropically absorbing layer 
or birefringent layer having the constant, across the layer thickness, directions of the 
optical axes. 
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42. (Once Amended) The [polarizer] polarizer a ccording to [any] one of claims [15-20, 
25, 35, 37, 39, 41] 15 or 25, characterized in that at least one birefringent 
anisotropically absorbing layer has at least one refraction index that is directly 
proportional to the polarized light wavelength. 

43. (Once Amended) The [polarizer] polarizer according to [any] one of claims [15-20, 
25, 35, 37, 39, 41] 15 or 25 , characterized in that at least one birefringent 
anisotropically absorbing layer has the thickness whereat realized is the interference 
extremum at output of the polarizer at least for one light linearly-polarized 
component. 

44. (Once Amended) The [polarizer] polarizer according to claim 43, characterized in 
that thickness of at least one birefringent anisotropically absorbing layer satisfies the 
condition of obtaining, at output of the polarizer, the interference minimum for one 
linearly-polarized light component and the interference maximum for the other 
orthogonal linearly-polarized light component. 

45. (Once Amended) The [polarizer] polarizer according to [any] one of claims [15-20, 
25, 35, 37, 39, 41] 15 or 25 , characterized in that the polarizing means comprises at 
least two layers, of which layers at least one of them is a birefringent anisotropically 
absorbing layer, and the other is an optically isotropic layer, whose refraction index 
coincides with, or maximally proximate to one of indices of the birefringent layer. 

46. (Once Amended) The [polarizer ] polarizer according to [any] one of claims [15-20, 
25, 35, 37, 39, 41] 15 or 25, characterized in that the polarizing means comprises at 
least two birefringent layers, of which layers one of them is the anisotropically 
absorbing layer, one refraction index of which layer coincides with, or maximally 
proximate to one of indices of the birefringent layer, and the second refraction indices 
of the birefringent layer and birefringent anisotropically absorbing layer differ from 
one another. 
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47. (Once Amended) The [polarizer] polarizer according to [any] one of claims [15-20, 
25, 35, 37, 39, 41] 15 or 25 . characterized in that at least one birefringent 
anisotropically absorbing layer is formed: 

[•] of at least one organic salt of a dichroic anionic dye having general formula: 

{Chromogene} - (XO-M + ) R , where Chromogene is a dye chromophore system; X = CO, S0 2 , 
0S0 2 , OPO(OM + ); M = RITNH2; RR'R'NH; RR'R 'R A N; RR'R" >A P, when R,R\ R \ R A = 
CH 3 , CIC 2 H 4 ., C 2 H 5? C 3 H 7 , C 4 H 9 , C 6 H 5 CH 2 „ substituted phenyl or heteroaryl; YH-(CH 2 - 
CH 2 Y) m -CH 2 CH 2 , Y = O, or NH, m=0-5; N-alkylpyridinium cation, N-alkylchinolinium 
cation, N-alkylimidazolinium cation, N-alkylthiazolinium cation, etc.; n =1-7; 

[•] or of at least one asymmetric mixed salt of a dichroic anionic dye with different 
cations of general formula: 

(M^O-X^IM^aXMCHJp-Z-lgCChromogene} [-Z-(CH 2 ) p -XO Ml^XO M + ) n , 
where: 

Chromogene is a dye chromore system; Z =S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 1 
- 10; f - 0-9; g = 0-9; n = 0-9, m = 0-9, n+f = 1-10: m+g = 1-10; X, X' = CO, S0 2 , OS0 2 , 
PO(OTVf ); MiM, M u H; non-organic cation of the following type: NH 4 , Li, Na, K, Cs, 
Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RR"NH 23 
RR R"NH; RR X R"R*N; RR^R"R*P, where R,R\ R" R* alkyl or substituted alkyl of the 
following type: CH 3 C1C 2 H 4 , HOC 2 H 4 , C 2 H 5 , C 3 H 7 , C 4 H 9 , C 6 H 5 CH„ substituted phenyl or 
heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 -, Y = 0, or NH, k = 0-10; heteroaromatic cation of the 
following type N-alkylpyridinium, N-alkylchinolinium, N-alkylimidazolinium, N- 
alkythiazolinium etc.; 

[•] or of at least one associate of a dichroic anionic dye with surface-active cation and/or 
amphoteric surfactant of general formula: 
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(M + 0 X ) m [M + 0 X'-CCH^p-Z-lg {Chromogene} [-Z-(CH 2 ) p -XO SUR] f (XO SUR) n , 



where 

Chromogene is a dye chromophore system; Z=SO a NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p 
- 1 - 10; f = 0-4; g =0-9; n = 0-4, m = 0-9, n+f = 1-4; m+g = 0-10; X, X' = CO, S0 2 , OS0 2 , 
PO(0"M + ); M = H; non-organic cation of the following type: NH 4 , Li, Na, K, Cs, Mg, Ca, Ba, 
Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RR'NH^, RR'R^NH; 
RR'R"R*N; RR^R"R*P, where R,R\ R", R* = alkyl or substituted alkyl of the following 
type: CH 3 C1C 2 H 4 , HOC 2 H 4 , C 2 H 5 - Ci 0 H 21 , C 6 H 5 CH 2 , substituted phenyl or heteroaryl, YH- 
(CH 2 -CH 2 Y) k -CH 2 CH 2 -, Y = 0, or NH, k = 0-10; heteroaromatic cation of the following type 
N-alkylpyridinium, N-alkylchinolinium, N-alkylimidazolinium, N-alkylthiazolinium, etc.; 
K'SUR + , SUR = KSUR + , K'SUR + , AmSUR, where: KSUR + and K'SUR + are surface-active 
cations, AmSUR is amphoteric surfactant; 

[•] or of at least one associate of a dichroic cationic dye with a surface-active anion 
and/or an amphoteric surface-active dye of general formula: 

(M + O X-) m [M + O X'-(CH 2 ) p -Z-] g {Chromogene*} SUR, where Chromogene is a dye 

chromophore system; Z =S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 1-10; g = 0 -1; m = 0- 
1; m+g=l; X = CO, S0 2 , OS0 2 , PO(OM + ); M = H; non-organic cation of the following type: 
NH 4 , Li, Na, K, Cs, Mg, Ca, Ba, Fe, Ni, Co. etc.; organic cation of the following type: RNH 3 
RR*NH2; RR'R"NH; RR X R"R*N; RR'R"R*P, where R, R\ R", R* = alkyl or substituted 
alkyl of the following type: CH 3 , C1C 2 H 4 , HOC 2 H 4 , C 2 H 5 -C 10 H 21 , C 6 H 5 CH 2 , substituted 
phenyl or heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 , Y = O, or NH, k = 0-10; heteroaromatic 
cation of the following type: N-alkylpyridinium, N-alkylchinolinium, N-alkylimidazolinium, 
N-alkylthiazolinium, etc.; KSUR + (surface-active cation), SUR = ASUR\ AmSUR, where: 
ASUR is surface active cation, AmSUR is amphoteric surfactant; 

[•] or at least of one associate of a dichroic cationic dye with a surface-active cation 
and/or amphoteric surfactant of general formula: 
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{Chromogene}-[Z-(CH 2 ) p - X + RR R" SUR] n , where Chromogene is a dye chromophore 
system; Z = S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 1-10; X = N, P; R,R\ R" = alkyl 
or substituted alkyl of the following type: CH 3 , C1C 2 H 4 , HOC 2 H 4 , C 2 H 5 , C 3 H 7 , SUR ASUR\ 
AmSUR, where: ASUR' is a surface-active anion, AmSUR is an amphoteric surfactant; n = 
1-4; 

[•] or of at least one water-insoluble dichroic dye and/or a pigment that do not contain 
ionogenic or hydrophilic groups; 

[•] or of at least one low-molecular thermotropic liquid-crystal substance being a dichroic 
dye or containing, as a component, a liquid-crystal and/or a dichroic dye other than 
liquid-crystal dye and vitrified in this or other manner, for example after application of 
a layer by curing using ultraviolet radiation; 

[•] or of at least on polymer material other than liquid-crystal one, with a controlled 
degree of hydrophilicity, dyed with a dichroic dye and/or an iodine compounds; 

[•] or of at least one polymer thermoptropic liquid-crystal and/or non-liquid crystal 

substance comprising solved in mass and/or chemically bonded with a polymer chain 
dichroic dyes; 

[•] or at least of one dichroic dye capable of forming a lyotropic liquid-crystal phase; 
[•] or at least of one dichroic dye of the polymer structure; 

[•] or at least of one water-soluble organic dye capable of forming a stable lyotropic 

liquid-crystal phase of general formula {Chromogene} (S0 3 M) n , where Chromogene 
is a dye chromophore system; M - H + , a non-organic cation: and having thickness not 
less than 0.1 mem; 

[•] or of their mixes. 
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Cancel claim 47, second occurrence. 

48. (Once Amended) The [polarizer] polarizer according to [any] one of claims [1-20, 
25-26, 35, 37, 39, 41] 1 or 25 . characterized in that at least one birefringent 
anisotropically absorbing layer additionally comprises a modifier, in capacity of which 
modifier used are hydrophilic or hydrophobic polymers of different types, including 
liquid- crystalline, silicon-organic polymers; and/or plasticizers and varnishes, 
including silicon-organic and/or non-ionogenic surfactants. 

49. (Once Amended) [A liquid-crystal indicating element] A liquid-crystal indicating 
element comprising a layer of liquid crystal disposed between a first and second 
plates, at least one of which plates disposed are electrodes and a polarizer, 
characterized in that at least one polarizer comprises at least one birefringent 
anisotropically absorbing layer having at least one refraction index that grows as the 
polarized light wavelength increases. 

50. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 49, characterized in that at least one birefringent 
anisotropically absorbing layer of at least one polarizer is implemented in the form of 
elements that differ from one another with respect of values of phase delay and/or 
direction of the polarization axis. 

5 1 . (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 49, characterized in that one polarizer 
comprises at least two birefringent anisotropically absorbing layers of different 
colours with mutually perpendicular directions of the polarization axes, which layers 
are applied one over the other, or on at least on one intermediate layer that separates 
them, and on the other plate the polarizer comprises at least one birefringent 
anisotropically absorbing layer of a grey colour having the direction of the 
polarization axes that coincides with direction of the polarization axis of one of the 
birefringent anisotropically absorbing layers on the first plate. 
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52. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any one of claims 49-51] claim 49 . characterized in 
that it further comprises on one plate a diffusion-reflection layer, which layer 
simultaneously serves as an electrode, and at least one birefringent anisotropically 
absorbing layer being disposed immediately on the reflecting layer or a dielectric sub- 
layer applied on the reflecting layer. 

53. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any one of claims 49-51] claim 49 . characterized in 
that at least one birefringent anisotropically. absorbing layer of at least one polarizer 
has at least one refraction index that is directly proportional to the polarized light 
wavelength. 

54. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any one of claims 49-51] claim 49 . characterized in 
that at least one birefringent anisotropically absorbing layer of at least one polarizer 
has the thickness whereat realized is the interference extremum at output of the 
polarizer for at least one linearly-polarized light component. 

55. (Once Amended) [The liquid-crystal indicating element] The liquid-crvstal 
indicating element according to claim 54, characterized in that thickness of at least 
one birefringent anisotropically absorbing layer of at least one polarizer satisfies the 
condition of obtaining, at output of the polarizer, the interference minimum for one 
linearly-polarized light component and the interference maximum for the other 
orthogonal linearly-polarized light component. 

56. (Once Amended) [The liquid-crystal indicating element] The liquid-crvstal 
indicating element according to claim 54, characterized in that at least one polarizer 
comprises at least two layers, of which layers one is a birefringent anisotropically 
absorbing layer, and the other is the optically isotropic layer whose refraction index 
coincides with, or maximally proximate to one of indices of the birefringent layer. 
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57. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 54, characterized in that at least one polarizer 
comprises at least two different birefringent layers, of which birefringent layers at 
least one is the anisotropically absorbing one, and one refraction index of which 
anisotropically absorbing layer coincides with, or maximally proximate to one of 
indices of the birefringent layer, and the second refraction indices of the birefringent 
layer and birefringent anisotropically absorbing layer are different from one another. 

58. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 54, characterized in that the polarizer 
additionally comprises at least one layer that at least partially reflects the light. 

59. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 58, characterized in that the light-reflecting 
layer is a metallic layer. 

60. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element comprising a liquid crystal layer disposed between a first and 
second plates, at least on one of which plates disposed are electrodes and a polarizer, 
characterized in that at least one polarizer comprises: 

[•] a polarizing means for dividing a plurality of non-polarized light beams of the light 
incident on the polarizer into the same plurality of identical pairs of differently 
polarized light beams, implemented in the form of focusing optical elements, each of 
which elements comprises at least one birefringent anisotropically absorbing layer 
having at least one refraction index that grows as the polarized light wavelength 
increases, adjacent to at least one optically isotropic layer; said polarizing means being 
optically registered with a means for changing polarization of at least one plurality of 
identically polarized light beams comprised by said plurality of pairs of differently 
polarized light beams. 

61. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
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indicating element according to claim 60, characterized in that at least one birefringent 
layer is implemented in the form of a plurality of volume or phase lenses. 

62. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 60, characterized in that the focusing optical 
element is implemented in the form of a zone plate. 

63. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 62, characterized in that the zone plate is 
implemented in the form of an amplitude zone plate, even zones of which comprise at 
least one birefringent anisotropically absorbing layer adjacent to at least one optically 
isotropic layer, and the odd zones are made of the optically isotropic material. 

64. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 62, characterized in that the zone plate is 
implemented in the form of a phase zone plate, at least one refraction index of which 
phase zone plate changing along at least one of directions according to a certain rule, 
including in a non-monotonic manner. 

65. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 60, characterized in that the means for changing 
polarization comprises a sectioned translucent birefringent anisotropically absorbing 
layer having at least one refraction index that grows as the polarized light wavelength 
increases. 

66. (Once Amended) [The liquid-crystal indicating element] The liauid-crvstal 
indicating element according to [any one of claims 60-65] claim 60 . characterized in 
that the means for changing polarization is implemented in the form of a sectioned 
translucent half-wave birefringent plate or layer having sections disposed in focuses or 
outside focuses of the focusing optical elements. 

67. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
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indicating element according to [any one of claims 60-65] claim 60 . characterized in 
that the means for changing polarization is implemented in the form of a sectioned 
translucent birefringent plate having sections in the form of quarter- wave plates 
disposed outside focuses of the focusing optical elements, and sections in the form of 
plates determining a phase difference between the ordinary and extraordinary rays, 
which phase difference differs by % from the phase difference determined by said 
sections in the form of quarter-wave plates disposed in focuses of the focusing optical 
elements. 

68. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any one of claims 60-65] claim 60 . characterized in 
that the means for changing polarization is implemented in the form of a sectioned 
translucent polymerized planar layer of a liquid crystal having the twist structure, with 
rotation of the optical axis of the liquid crystal within thickness of said layer at angle 
of 90°, with sections disposed in focuses or outside focuses of the focusing optical 
elements. 

69. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any one of claims 60-65] claim 60 . characterized in 
that the means for changing polarization is implemented in the form of sectioned 
translucent achromatic birefringent plate. 

70. (Once Amended) [A liquid-crystal indicating element] A liquid-crystal indicating 
element, comprising a layer of a liquid crystal disposed between a first and second 
plates, at least on one of which plates being disposed electrodes and a polarizer, 
characterized in that at least one polarizer is implemented in the form of at least one 
film or plate, whereon applied are means for converting the incoming non-polarized 
light into a plurality of identical light beams, a polarizing means for dividing non- 
polarized light beams into polarized passing and reflected light beams having different 
polarizations, which polarizing means has at least one birefringent anisotropically 
absorbing layer having at least one refraction index that grows as the polarized light 
wavelength increases, or a birefringent layer having the constant, across the layer 
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thickness, directions of the optical axes that change across the layer thickness 
according to a certain rule, and means for changing polarization and direction of the 
light beams reflected from the polarizing means. 

71. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 70, characterized in that the means for changing 
polarization and direction of the reflected light beams has a sectioned metallic mirror. 

72. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any one of claims 70-71] claim 70 , characterized in 
that the polarizing means comprises at least one birefringent anisotropically absorbing 
layer or birefringent layer having the constant, across the layer thickness, directions of 
the optical axes, and comprising a quarter- wave plate upstream of the sectioned 
metallic mirror. 

73. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any one of claims 70-71] claim 70 . characterized in 
comprising at least one layer of cholesteric liquid crystal as at least one birefringent 
layer having directions of the optical axes that change across the layer thickness 
according to a certain rule. 

74. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim[s] 73, characterized in that at least one layer of 
a cholesteric liquid crystal is made of a polymer cholesteric liquid crystal. 

75. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any one of claims 73-74] claim 73 . characterized in 
that at least one layer of a cholesteric liquid crystal has, across the thickness, a 
gradient of the cholesteric spiral pitch and, as the result, has the spectrum width of the 
light selective reflection band of not less than 100 nm. 

76. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
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indicating element according to claim 73, characterized in comprising at least three 
layers of cholesteric liquid crystals having the light selective reflection bands in three 
different spectrum ranges. 

77. (Once Amended) [The liquid crystal indicating element] The liquid crystal 
indicating element according to [any one of claims 70-71] claim 70 , characterized in 
that the means for converting the incoming non-polarized light is implemented in the 
form of a system of microlenses or microprisms focusing the light beams coming out 
of them in the direction towards the interior of the polarizer. 

78. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 77, characterized in that the system of 
microlenses is implemented in the form of positive cylindrical microlenses that 
completely cover the surface of the polarizer. 

79. (Once Amended) [The liquid-crystal indicating element ] The liquid-crystal 
indicating element according to claim 71, characterized in that on a first surface of a 
film or plate the polarizer comprises a system of microlenses and a sectioned metallic 
mirror optically registered with said system of microlenses, and on a second surface of 
a film or plate it comprises at least one layer of a cholesteric liquid crystal. 

80. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 71, characterized in that on the first surface of a 
film or plate the polarizer comprises a system of microlenses, a sectioned metallic 
mirror optically registered with said system of microlenses, and a quarter- wave plate, 
and on the second surface it comprises at least one birefringent anisotropically 
absorbing layer or birefringent layer having the constant, across the layer thickness, 
directions of the optical axes. 

8 1 . (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 71, characterized in that on the first surface of a 
film or plate the polarizer comprises a sectioned metallic mirror, and on the second 
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surface of a film or plate sequentially applied are a system of microlenses optically 
registered with sections of the metallic mirror, and at least one layer of a cholesteric 
liquid crystal. 

(Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 71, characterized in that on the first surface of a 
film or plate the polarizer comprises a sectioned metallic mirror and a quarter- wave 
plate, and on the second surface of a film or plate sequentially applied are a system of 
microlenses optically registered with sections of the metallic mirror, and at least one 
birefringent anisotropically absorbing layer or birefiingent layer having the constant, 
across the layer thickness, directions of the optical axes. 

(Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 71, characterized in that the polarizer comprises 
at least two laminated films or plates, on the external surface of a first film or plate 
applied is a first system of microlenses, on the internal surface of a first or second film 
or plate applied is a sectioned metallic mirror, and on the external surface of the 
second film or plate additionally applied are a second system of microlenses optically 
registered with sections of the metallic mirror and with the first system of 
microlenses, and at least one layer of a cholesteric liquid crystal. 

(Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 71, characterized in that the polarizer comprises 
at least two laminated films or plates, on the external surface of the first film or plate 
applied is the first system of microlenses, on the internal surface of the first or second 
film or plate applied are a sectioned metallic mirror and a quarter-wave plate, on the 
external surface of the second film or plate additionally applied are a second system of 
microlenses optically registered with sections of the metallic mirror and with the first 
system of microlenses, and at least one birefringent anisotropically absorbing layer or 
birefringent layer having the constant, across the layer thickness, directions of the 
optical axes. 
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85. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 71, characterized in that the polarizer 
comprises at least two laminated films or plates, on the external surface of a first film 
or plate applied is a system of microprisms, on the internal surface of the first or 
second film or plate applied is a sectioned metallic mirror optically registered with the 
system of microprisms, on the external surface of the second film or plate applied is 
one layer of a cholesteric liquid crystal. 

86. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 71, characterized in that the polarizer comprises 
at least two laminated films or plates, on the external surface of the first film or plate 
applied is a system of microprisms, on the internal surface of the first film or plate 
sequentially applied are a sectioned metallic mirror optically registered with the 
system of microprisms, a quarter- wave plate, on the external surface of the second 
film or plate applied is at least one birefringent anisotropically absorbing layer or 
birefringent layer having the constant, across the layer thickness, directions of the 
optical axes. 

87. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any] one of claims [60-65, 70, 71, 80, 82, 84, 86] 60 
or 70. characterized in that at least one polarizer comprises at least one birefringent 
anisotropically absorbing layer having at least one refraction index that is directly 
proportional to the polarized light wavelength. 

88. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any] one of claims [60-65, 70, 71, 80, 82, 84, 86] 60 
or 70, characterized in that at least one birefringent anisotropically absorbing layer of 
at least one polarizer has the thickness whereat realized is the interference extremum 
at output of the polarizer at least for one light linearly-polarized component. 

89. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to claim 88, characterized in that thickness of at least 
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one birefringent anisotropically absorbing layer satisfies the condition of obtaining, at 
output of the polarizer, the interference minimum for one linearly-polarized light 
component and the interference maximum for the other orthogonal linearly-polarized 
light component. 

90. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any] one of claims [60-65, 70, 71, 80, 82, 84, 86] 60 
or 70 characterized in that at least one polarizer comprises at least two layers, of 
which layers at least one of them is the birefringent anisotropically absorbing layer, 
and the other is the optically isotropic layer, whose refraction index coincides with, or 
maximally proximate to one of indices of the birefringent layer. 

91. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any] one of claims [60-65, 70, 71, 80, 82, 84, 86] 60 
or 70 . characterized in that at least one polarizer comprises at least two birefringent 
layers, of which layers at least one of them is the anisotropically absorbing layer, one 
refraction index of which layer coincides with, or maximally proximate to one of 
indices of the birefringent layer, and the second refraction indices of the birefringent 
layer and birefringent anisotropically absorbing layer differ from one another. 

92. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any] one of claims [49-51, 60-65, 70, 71, 80, 82, 84, 
86] 49. 60 or 70 . characterized in that at least one of the polarizers further comprises 
an orienting layer formed of non-organic materials, or on the basis of polymer 
materials. 

93. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any] one of claims [49-51, 60-65, 70, 71, 80, 82, 84, 
86] 49, 60 or 70. characterized in that at least one birefringent anisotropically 
absorbing layer of at least one polarizer is formed: 

[•] of at least one organic salt of a dichroic anionic-dye having general formula: 
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{Chromogene} - (XO'M + ) n , where Chromogene is a dye chromophore system; X = CO, S0 2 , 
0S0 2 , OPO(O M + ); M = RRNH2; RR R^NH; RR R^ R A N; RRR^P, when R, R\ R", R^ 
CH 3 , CIC 2 H 4 ., C 2 H 5 , C 3 H 7 , C 4 H9 ? C 6 H 5 CH 2 , substituted phenyl or heteroaryl; YH-(CH 2 - 
CH 2 Y) m -CH 2 CH 2 , Y =0, or NH, m=0-5; N-alkylpyridinium cation, N-alkylchinolinium cation, 
N-alkylimidazolinium cation, N-alkylthiazolinium cation, etc.; n=l-7; 

[•] or of at least one asymmetric mixed salt of a dichroic anionic dye with different 
cations of general formula: 

(M^jOX'-r^^OX'KCH^p-Z-JJChromogene} [-Z-(CH 2 ) p -XO M + ]f(-XO M + ) n , 
where: 

Chromogene is a dye chromore system; Z=S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 1 - 
10; f=0-9; g=0-9; n=0-9; m=0-9; n+f^l-10: m+g= 1-10; X, X' = CO, S0 2 , 0S0 2 , PO(0"M + ); 
M * MjM, M x = H; non-organic cation of the following type: NH 4 , Li, Na, K, Cs, Mg, Ca, 
Ba, Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RRNH 2 , RJTR^NH; 
RR R "R*N; RR A R"R*P, where R,R\ R", R* = alkyl or substituted alkyl of the following 
type: CH 3 C1C 2 H 4 , HOC 2 H 4 , C 2 H 5 , C 3 H 7 , C 4 H 9 , C 6 H 5 CH 2 , substituted phenyl or heteroaryl, 
YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 -, Y = 0, or NH, k = 0-10; heteroaromatic cation of the following 
type N-alkylpyridinium, N-alkylchinolinium, N-alkylimidazolinium, N-alkythiazolinium etc.; 

[•] or of at least one associate of a dichroic anionic dye with surface-active cation and/or 
amphoteric surfactant of general formula: 

(M + O X -) ffl [M + OT-(CH 2 ) p -Z-] g {Chromogene} [-Z-(C H 2 ) p -XO SUR] f (XO SUR) n , 

where 

Chromogene is a dye chromophore system; Z=S0 2 NH, S0 2 , CONH, CO, 0, S, NH, CH 2 ; p = 
1 - 10; f = 0-4; g =0-9; n = 0-4, m = 0-9, n+f = 1-4; m+g - 0-10; X, X' = CO, S0 2 , OS0 2 , 
PO(O M + ); M = H; non-organic cation of the following type NH 4 , Li, Na, K, Cs, Mg, Ca, Ba, 
Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RR'NH 2 , RR R^NH; 
RR'R"R*N; RRH"R*P, where R,R\ R \ R* = alkyl or substituted alkyl of the following 
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type: CH 3 CIC 2 H 4 , HOC 2 H 4 , C 2 H 5 - C 10 H 21 , C 6 H 5 CH 2 , substituted phenyl or heteroaryl, YH- 
(CH 2 -CH 2 Y) k -CH 2 CH 2 -, Y = 0, or NH, k = 0-10; heteroaromatic cation of the following type 
N-alkylpyridinium, N-alkylchinolinium, N-alkylimidazolinium, N-alkylthiazolinium, etc.; 
KSUR + , SUR = KSUR^, K'SUR + , AmSUR, where: KSUR + and KSUR + are surface-active 
cations, AmSUR is amphoteric surfactant; 

[•] or of at least one associate of a dichroic cationic dye with a surface-active anion 
and/or an amphoteric surface-active dye of general formula: 

(M + O X-) m [M + OT-(CH 2 ) p -Z-] g {Chromogene + } SUR, where Chromogene is a dye 

chromophore system; Z =S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 1-10; g = 0 -1; m = 
0-1; m+g=l; X = CO. S0 2 , OS0 2 , PO(OM + ); M = H; non-organic cation of the following 
type: NH 4 , Li, Na, K, Cs, Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the following type: 
RNH 3 RR X NH2; RR\R"NH; RR R"'R*N; RR R^ R*P, where R, R\ R", R* = alkyl or 
substituted alkyl of the following type: CH 3 , C1C 2 H 4 , HOC2H 4 , C 2 H 5 - C 10 H 21 , C 6 H 5 CH 2 , 
substituted phenyl or heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 , Y = 0, or NH, k = 0-10; 
heteroaromatic cation of the following type: N-alkylpyridinium, N-alkylchinolinium, N- 
alkylimidazolinium, N-alkylthiazolinium, etc.; KSUR + (surface-active cation), SUR = ASUR, 
AmSUR, where: ASUR is surface active cation, AmSUR is amphoteric surfactant; 

[•] or at least of one associate of a dichroic cationic dye with a surface-active cation 
and/or amphoteric surfactant of general formula: 

{Chromogene}-[Z-(CH 2 ) p - X* RR R" SUR] n , where Chromogene is a dye chromophore 
system; Z = S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p - 1-10; X = N, P; R, R\ R ^ 0= alkyl 
or substituted alkyl of the following type: CH 3 , C1C 2 H 4 , HOC 2 H 4 , C 2 H 5 , C 3 H 7 , SUR =ASUR, 
AmSUR, where: ASUR is a surface-active anion, AmSUR is an amphoteric surfactant; n = 1- 
4; 

[•] or of at least one water-insoluble dichroic dye and/or a pigment that do not contain 
ionogenic or hydrophilic groups; 
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[•] or of at least one low-molecular thermotropic liquid-crystal substance being a dichroic 
dye or containing, as a component, a liquid-crystal and/or a dichroic dye other than 
liquid-crystal dye and vitrified in this or other manner, for example after application of 
a layer by curing using ultraviolet radiation; 

[•] or of at least on polymer material other than liquid-crystal one, with a controlled 
degree of hydrophilicity, dyed with a dichroic dye and/or an iodine compounds; 

[•] or of at least one polymer thermoptropic liquid-crystal and/or non-liquid crystal 

substance comprising solved in mass and/or chemically bonded with a polymer chain 
dichroic dyes; 

[•] or at least of one dichroic dye capable of forming a lyotropic liquid-crystal phase; 
[•] or at least of one dichroic dye of the polymer structure; 

[•] or at least of one water-soluble organic dye capable of forming a stable lyotropic 

liquid-crystal phase of general formula {Chromogene} (S0 3 M) n , where Chromogene 
is a dye chromophore system; M = H + ? a non-organic cation: and having thickness not 
less than 0.1 mem; 

[ • ] or of their mixes. 

94. (Once Amended) [The liquid-crystal indicating element] The liquid-crystal 

indicating element according to claim 93, characterized in that at least one dichroic 
dye or pigment is selected from a series of dyes capable of forming a lyotropic liquid 
crystal phase, or of a series of dyes capable of forming a stable lyotropic liquid-crystal 
phase; or of a series of luminescent dyes; or of the direct dye class; or of the active dye 
class; or of the acid dye class; or of the series of sulfo-acids of poly cyclic dyes; or of 
the type of polymethyne, cyaninic, hemicyaninic dyes; or of the type of arylcarbonic 
dyes; or of the type of heterocyclye derivatives of di- and triaryl methanes, or 
thiopyraninic, pyroninic, acrydinic, oxazininic, thiazinic, xanthenic, azinic dyes; or of 
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the series of vat dyes; or of the series of dispersed dyes; or of the series of 
anthraquinonic dyes; or of the series of indigoid dyes; or of the series of mono- or 
polyazocompounds; or of the series of perinonic dyes; or of the series of poly cyclic 
compounds; or of the series of heterocyclic derivatives of anthrone; or of the series of 
metal complex compounds; or of the series of aromatic heterocyclic compounds or 
their mixes. 

(Once Amended) [The liquid-crystal indicating element] The liquid-crystal 
indicating element according to [any] one of claims [49-51, 60-65, 70, 71, 80, 82, 84, 
86] 49. 60 or 70, characterized in that at least one birefringent anisotropically 
absorbing layer of at least one polarizer further comprises a modifier, in capacity of 
which modifier used are hydrophilic or hydrophobic polymers of different types, 
including liquid crystalline, silicon-organic polymers; and/or plasticizers and 
varnishes, including silicon-organic and/or non-ionogenic surfactants. 

Add the following new claim. 

The polarizer according to claim 46, characterized in that at least one dichroic dye or 
pigment is selected from a series of dyes capable of forming a lyotropic liquid-crystal 
phase, or of a series of dyes capable of forming a stable lyotropic liquid-crystal phase; 
or of a series of luminescent dyes; or of the direct dye class; or of the active dye class; 
or of the acid dye class; or of the series of sulfo-acids of poly cyclic dyes; or of the type 
of polymethyne, cyaninic, hemicyaninic dyes; or of the type of arylcarbonic dyes; or of 
the type of heterocyclyc derivatives of di- and triaryl methanes, or thiopyraninic, 
pyroninic, acrydinic, oxazininic, thiazinic, xanthenic, azinic dyes; or of the series of 
vat dyes; or of the series of dispersed dyes; or of the series of anthraquinonic dyes; or 
of the series of indigoid dyes; or of -he series of mono- or polyazocompounds; or of 
the series of perinonic dyes; or of the series of polycyclic compounds; or of the series 
of heterocyclic derivatives of anthrone; or of the series of metal complex compounds; 
or of the series of aromatic heterocyclic compounds or their mixes.-- 
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REMARKS 

The claims have been amended to conform to U.S. practice. An action on the merits 
is respectfully requested. 

Respectfully submitted, 
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A POLARIZER AND LIQUID CRYSTAL INDICATING ELEMENT 

Field of the Invention 

This invention relates to optics, and in particular to light polarizers and a liquid- 
crystal indicating element based thereon. 

A light polarizer, that transforms tjie natural light into the polarized light, and a 
liquid-crystal indicating (LCI) element based thereon are of the necessary elements of the 
up-to-date devices for displaying information on liquid crystals (LC), monitoring systems 
and light blocking. 

Description of the Prior Art 

The polarizers presently used are films oriented by the uniaxial tension, a polymer 
film dyed in mass by organic dyes, or iodine compounds. As a polymer, polyvinyl alcohol 
(PVA) is mainly used [see, e.g. US Patent 5 007 942 (19910]. 

Polarizers based on PVA, dyed with iodine have high polarization characteristics 
and are widely used in production of liquid-crystal indicators for screens, watches, 
calculators, personal computers, etc. - 

However, an high cost and a low thermal resistance of the polarizers based on PVA * 
do not allow to use them in the mass-production consumer goods, in particular in 
manufacture of multi-layer glass and films for automotive industry, construction, 
architecture. This circumstance, in its turn, calls forth development of new type of 
polarizers. 

Known is a polarizer being a substrate whereon applied is molecularly-oriented 
layer of dichroic dye capable of forming the nematic phase [US Patent No. 2 544 6593 
(1951) and Patent of Japan 1-183602(A)(1989)]. 

Said polarizer has an higher thermal resistance as compared with the polarizer 
based on PVA, because the polarizer's' molecularly-oriented films of the dye has an high 
thermal stability and can be formed on such stable materials as, e.g., glass. 
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Among drawbacks of the polarizer according to US Patent No. 2 544 6593 and 
Patent of Japan 1-183602 (A) should be mentioned, first of all, an insufficient polarizing 

capability and a low contrast. 

A polarizer [Application PCT WO 94/28073(1994)] being a substrate whereon 
applied is a thin film 0.1-1.5 mem thick of the molecularly-ordered layer of water-soluble 
dyes being sulfo-acids or their non-organic salts of azo- and polycyclic compounds, or their 
mixtures of the general formula (I), have higher polarizing characteristics. 
{Chromogene} (S0 3 M)„, where.: Chromogene is a chromophore system of a dye; M - H + , 
Li + , Na + K + , Cs + , NH, + which are capahle of forming a stable lyotropic liquid-crystal 
phase, allowing to produce on their basis the stable lyotropic liquid crystals (LLC) and 
compositions based thereon. 

To produce a polarizer according to application PCT WO 94/28073: on the 
substrate surface applied are LLC of a dye, and simultaneously the mechanical orientation 
with subsequent evaporation of a solvent takes place. Thereby on the substrate surface 
formed is a thin film of the molecularly-ordered dye layer - a polarizing coating (PC) 
capable of efficiently polarizing the light. But said polarizer has the polarization 
characteristics which are still insufficient for use in the high-resolution LC-devices. 

Also known are polarizers «operating» owing to other physical phenomena, for 
example, owing to different reflectances having different polarizations. Polarizers of this 
type are referred to as the reflecting ones; therein used are phenomena of the lighT 
"polarization both in incidence and reflection of light B&ims from surface of any dielectric 
materials at inclined angles close to Brewster angle, and at the normal (perpendicular to 
the surface) incidence and light reflection from the surface of birefringent materials. In 
that case an improvement of the polarizing properties is achieved through use of multi- 
layer design of reflecting polarizers. 

Also known is a polarizer [Application PCT WO 95/17691 (1995)] comprising at 
least one birefringent layer having such thickness that therein realized is the interference 
extremum at output of an optical polarizer at least for one linearly-polarized light 
component. Such polarizer includes interleaved layers of two transparent (non-absorbing 
in the operating wavelength range) polymer materials, among which at least one of them is 
the birefringent one. Birefringence in said polymer material is formed when a film 
manufactured of such material is drawn in the same direction 2-10 times. The other layer 



of polymer material, interleaved in layers with the birefringent layer, is the optically 
isotropic one. The ordinary refraction index of the birefringent layer is equal to the 
refraction index of the optically isotropic layer 

Principle of operation of the known polarizer is as follows. One linearly-polarized 
component of the non-polarized light, to which component corresponds the extraordinary 
(greater) refraction index of the birefringent layer, is essentially reflected from a multi- 
layer optical polarizer owing to a difference of refraction indices at boundaries of the 
birefringent layer and optically, isotropic layer. When thickness of the layers is of the 
wavelength order, the light beams reflected from boundaries of the layers interfere with 
one another. When thickness of the layers and their refraction indices are appropriately 
selected, the optical travel difference between the waves reflected from boundaries of the 
layers is equal to an integer of wavelengthes. i.e the reflected waves' interference result 
will be the interference maximum resulting in their mutual intensification. In this case 
reflection of the linearly-polarized component of the non-polarized light, to which 
component corresponds the extraordinary (greater) refraction index of the birefringent 
layer, is intensified significantly. 

The ordinary (small) refraction index of the birefringent layer is selected to be 
essentially equal to the refraction index of the optically isotropic polymer layer, i.e. there is 
no difference (abrupt changes) of the refraction indices at boundaries of the birefringent 
and optically isotropic polymer layers. Therefore, the other linearly-polarized component^ 
"of the incident non-polarized light, to which component the ordinary (small) refraction 
index of the birefringent layer corresponds, passes through the multi-layer optical polarizer 
completely, without any reflections. 

Thus, when the non-polarized light is incident on a known polarizer, one linearly- 
polarized component is reflected, and the other linearly-polarized component passes 
through the polarizer, i.e. the light polarization takes place both for the passing and 
reflected lights. 

The polarizer known from application PCT WO 95/17691 is a combined one and 
further comprises a dichroic polarizer having a weak absorption and dichroism, being the 
optically positioned with a reflecting optical polarizer. The role played by the additional 
dichroic polarizer, the transmission axis of which is parallel to the transmission axis of the 
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reflecting optical polarizer, is reduced to elimination of the external light reflections when 
the combined polarizer is operated for the «translucency». 

One of the disadvantages of the known polarizer is a comparatively strong spectral 
dependence of its optical characteristics, i.e. dependence of the polarizing capacity and the 
reflection index (and transmittance) on the polarized light wavelength. This disadvantage 
is caused by the circumstance that refraction indices in the used materials descrease as the 
polarized light wavelength increases. 

The other disadvantage of the known polarizer [Application PCT WO 95/17691] is 
the necessity to use a great number of the interleaving layers, which necessity is caused by 
the circumstance that the birefringence maximum value (difference between the ordinary 
and extraordinary refraction indices of a birefringent material) in transparent polymer 
materials is low and generally does not exceed 0.1-0.2. For this reason the reflection index 
from the layer boundaries is small, and for the purpose to obtain an high reflection as the 
whole from an optical polarizer, it is necessary to use a great number (100-600) of layers, 
application of which layers is an extremely difficult task and requires special precision 
equipment. 

The second reason of the necessity to use a great number of layers in a polarizer in 
said reference is as follows. To polarize the light in a wide wavelength range in the multi- 
layer coating, numerous pairs of interleaving layers or groups of pairs having different 
thicknesses for «tuning» of each pairs' group for the «own» wavelength within a wide - 
"^spectrum range must be available. ^ 

Nonetheless, even when a great number of groups of pair layers, each of which is 
tuned for its own wavelength, is used, the optical characteristics of the known polarizer are 
significantly dependent on the polarized light wavelength. 

It should be noted that the above-cited polarizers of both the dichroic and 
interference types are to utilize not more than 50% of the incident light energy. 

While known are polarizers that utilize more than 50% of the incident light energy. 

Also known is a polarizer [US Patent No. 3 522 985 (1970)] implemented as at 
least one film of plate, whereon applied are: 

• a polarizing means differently focusing two pluralities of linearly-polarized, orthgonal 
to one another, light beams constituting the non-polarized light incident thereon; 
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• means for changing polarization of at least one plurality of light beams of one 
polarization of two said components of the non-polarized light incident on the polarizer; 

• a means for collimation of the light outputted from a polarizer, implemented in the form 
of an array of cylindrical lenses. 

The above-mentioned polarizing means consists of two pairs of dielectric layers, 
one layer of said pair being the birefringent one, the other being the optically isotropic one. 
Thereby said layers are interconnected by their appropriately moulded surfaces and thereby 
form a homogeneous array of identical cylindrical microlenses. 

Between said pairs of said dielectric layers positioned is a continuous half- wave 
birefringent plate, the optical axis of which plate is at angle of 45° to the direction of 
geometric axes of said cylindrical lenses. 

Said means for polarization changing is a sectioned birefringent phase-delaying 
plate, which is a half-wave or quarter-wave plate, parallel to the polarizer plane, and 
having the optical axis at angle of 45° to the direction of geometric axes of said cylindrical 
lenses. Downstream of said means, two outputted pluralities of beams become focused in 
the sections, or in the sections and intervals between ^sections of said sectioned birefringent 
phase-delaying plate, which results in such conversion of the polarization state of at least 
one plurality of said focused light beams of the same polarization, that all the light beams 
.passed through said phase-delaying polarizers, acquire identical polarizations, and the 
energy transferred by them become practically equal to the energy of the non-polarized 
light incident on the polarizer. 

In the polarizer according to US Patent No. 3 522 985, birefringent dielectric layers 
comprised by said polarizing means and means for changing polarization of at least one 
plurality of light beams of two linearly-polarized components of the non-polarized light 
incident on the polarizer, are implemented of polyethyleneterephthalate, or a similar 
polymer, molecularly oriented in a pre-determined direction. 

Disadvantages of the polarizer according to US Patent 3 522 985 is a low efficiency 
of the outputted light polarization, caused by the following: 

• the capability to polarize only the portion of the incident light rays that is perpendicular 
to the polarizer plane; 



6 



• use of the molecularly-oriented polyethyleneterephthalate and the like materials as the 

birefringent material. 

Also known is a polarizer according to US Patent 5 566 367 (1996), comprising a 
means for converting the incoming non-polarized light into a plurality of identical light 
beams, a polarizing means for dividing the non-polarized light beams into the polarized 
passing and reflected light beams having different polarizations, a means for changing 
polarization of the light beams reflected from the polarizing means, and a reflecting 
means, which means directs the light beams outputted from the polarizer along essentially 
the same direction. In the known polarizer [US Patent No. 5 566 367] a means dividing the 
non-polarized light beams into the polarized passing and reflected light beams, having 
different polarizations, includes a pair dielectric surfaces arranged at essentially inclined 
angles to the light beams axis (at the angles approaching the Brewster angle), and a means 
for changing polarization includes a half-wave plate positioned between said surfaces. In 
this polarizer, a reflecting means includes a pair of dielectric surfaces arranged at 
essentially inclined angles to the light beams' axis (at the angles greater than the full 
internal reflection angle). This known polarizer has an high energy coefficient of 
converting the non-polarized light to the polarized one, i.e. practically all the energy of the 
non-polarized light is converted into the outputted polarized light, this polarizer also has a 
comparatively flat design. 

The major disadvantages of the polarizer according to [US Patent 5 566 367], as 
"well as those of the above-mentioned polarizers, is arelatively low polarization efficiency, 
a low degree of the outputted light polarization, and - in certain cases - a difficult 
manufacture thereof. 

As mentioned earlier, the above-mentioned polarizers can be used in various 
devices for displaying information, in particular for manufacture of liquid-crystal 

indicating (LCI) elements. 

The most typical LCI element is a device implemented as a flat dish formed by two 
parallel glass plates, on the internal surfaces of which plates applied are electrodes of an 
optically transparent conductive material, e.g. tin dioxide. Electrode-bearing surfaces of 
said plates are subjected to a special treatment providing a pre-determined homogeneous 
orientation of the LC molecules at the plates' surfaces and in the LC film volume. In case 
of the homogeneous orientation, big axes of the liquid-crystal molecules at the plates' 
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surface are arranged in parallel to the orientation directions, which directions are usually 
selected to be mutually perpendicular. After a dish is assembled, it is filled with LC 
forming a layer 5-20 mem thick, being an active medium and changing its optical 
properties (polarization plane rotation angle) when a voltage is applied thereto. A change 
of the optical properties is registered in the crossed polarizers, usually glued on the 
external surfaces of a dish [L.K. Vistin, JHCA, 1983, vol. XXVII, iss. 2, p. 141-148]. 

Further, the display portions, across electrodes of which portions a voltage is not 
applied, transmit the light and appear to be of a light region, while the display portions 
under a voltage appear to be dark regions. To create a colour image, the LC element 
composes an additional special layer, dyed with organic, or non-organic dyes and 
implemented in the form of pattern elements (character-synthesizing and game indicators), 
or in the form of an array of light filter of RGB or CMY types (matrix screens) that provide 
an appropriate dyeing of the light passing through a light filter element. 

The polarizers presently used, based on the polyvinyl alcohol films, dyed with 
iodine vapours or dichroic dyes, have a low mechanical strength, and for this reason 
require special measures for protection against mechanical damages, which measures 
make LC-devices more complicated and expensive. A conventional polarizer based on 
PVA is a complex system comprising as much as 10 layers: 

1 . protective film 6. adhesive layer 

2. a weak adhesive 7. second support film 

3. first support film 8. an adhesive 

4. an adhesive layer 9. silicon layer 

5. polarizing film 10. substrate film 

When a polarizer is glued, a siliconized film is removed (layers 9 and 10), and in 
assembling of a LCI element the protective film having a glue (layers 1 and 2) is removed 
and can be replaced with a protective glass. 

As the result, after a LCI element is assembled, it represents a device consisting of 
more than 20 layers. It should be noted that a damage to even one layers of a polarizer 
renders it unsuitable for manufacturing of a LCI element [A.E. Perregaux, SPIE, Vol. 307, 
p. 70-75]. 
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One the method for protecting polarizers against mechanical damages is their 
placement inside a dish. For this purpose, after the dish plates are manufactured and 
transparent electrodes are applied, a solution of a polymer, e.g. polyvnyl alcohol, that can 
comprise iodine or dichroic dye, is applied onto the plates. Then the polymer solution is 
subjected to a shearing force, using, for a example, a doctor blade, that is moved along the 
plates' surface. Thereupon the linear polymer molecules are arranged along the blade 
movement. After a solvent is removed, the so formed oriented PVA film, comprising 
iodine or a dichroic dye, can serve both as a polarizer and a LC orientant. Then the dish is 
assembled, filled with LC and sealed. The*so made polarizer now is inside a cell and thus 
protected against external mechanical effects [US Patent No. 3 941 901 (1976)]. 

Drawbacks of said device are as follows: 

a) A low thermal stability caused by use, for manufacture of such polimerizer, of polyvinyl 
alcohol or other vinyl polymers, and iodine - for dying; 

b) Use of an iodine polymer film for dyeing, which results an a lesser contrast and 
multiple rise of power consumption, which shortens the service life of such device. 

More thermally stable and having an higher contrast is a known device 
[Application for RF patent No. 96107430, B.I. No. 21 (1998), p. 84-85], wherein as the 
polarizers used is a thin film of the molecularly-oriented layer of a dichroic dye capable of 
forming a stable lyotropic liquid-crystal phase - a polarizing coating (PC). A PC can serve 
both as a polarizer and an array for homogeneous orientation of LC. 

A LC cell is assembled, in the standard way, ofthe so made plates, a filled with a 
required liquid crystal and sealed. 

An usual drawback of the devices of such type is a low brightness and an 
insufficient colour saturation of a produced image. One of the reasons of such drawback is 
use of dichroic light polarizers absorbing to 50-60% of the visible spectrum light, and use 
ofthe dyes additionally absorbing a portion of the light stream. To attain an high colour 
saturation, in this case, a greater brightness of a light source is needed, which is connected 
with an increased energy consumption by a display. An increased energy consumption 
results in losses ofthe LC displays' advantages as the energy-saving devices as compared 
with alternative devices for displaying information. 
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Summary of the Invention 

The objective of the invention is to provide polarizers of various types providing, 
with a relatively simple design, high polarization characteristics in a wide spectrum region. 

The other objective of the invention consists in providing on the basis of said 
polarizers a liquid-crystal indicating (LCI) element having an higher brightness and colour 
saturation of an image. 

The set objective is to be attained by using, in manufacture of a polarizer and LCI 
element based thereon, of at least one birefringent anisotropically absorbing layer having 
at least one refraction index growing as the polarized light wavelength increases. 

The distinguishing features of the invention is at least one birefringent 
anisotropically absorbing layer having at least one refraction index growing as the 
polarized light wavelength increases. This dependence is referred to as the abnormal 
dispersion resulting in a significant growth of value of at least one refraction index. This in 
its turn results in a significant growth of the birefringence value which can greatly exceed 
the similar value for the polymer materials of the prototype (0.2) and reach 0.7-0.8 for the 
birefringent anisotropically absorbing layer in the claimed polarizer. 

At lest one birefringent anisotropically absorbing layer according to the invention 
has at least one refraction index directly proroptional with the polarized light wavelength. 

Use of such birefringent layer allows to manufacture polarizers of various types, 
including those of the interference type», dichroic polarizers and polarizers using over 
"50% of the energy of the incident light ~ ^ 

One of the essential features of the claimed polarizer of the interference type» is 
at least one birefringent layer having a thickness whereby the interference extremum is 
realized at output of a polarizer for at least one linearly-polarized light component 
Thickness of the birefringent layer is selected also depending on the type of a material 
used for manufacture of the layer. Owing to such great value of birefringence, the 
necessary number of layers is dramatically diminished as compared with the known 
polarizers. 

Furthermore, the dependence of the conditions to obtain the interference exrema 
(maximums and minimums) on the light wavelength is significantly lowered and, in the 
preferred embodiment is completely eliminated, which provides high polarization 
characteristics of a polarizer in a wide spectrum region. 
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Use of at least one birefringent anisotropically absorbing layer, though causing 
slight losses of light in a polarizer of the interference type», but these losses are little, 
particularly in the layers less than 0.1 mem thick, and the achieved result - provision of 
high polarization characteristics in a wide spectrum region when as little as 10 layers are 
used - compensates for these losses. 

Here and hereinafter the notions of light and optical (polarizer) mean the 
electromagnetic radiation of visible, nearer ultraviolet and nearer infrared ranges of 
wavelengthes, i.e. the range from 250-300 nm to 1000-2000 nm (from 0.25-0.3 to 1-2 
mcms). 

Here and hereinafter the notion of the flat layer is cited exclusively for ready 
understanding. Without loss of the generality, also meant is a polarizer having layers of 
different shapes: cylindrical, spherical and other more complex shapes. Further, the 
proposed polarizer of the interference type» can be embodied as both constructionally 
single and isolated, and as applied onto various substrates or between substrates. 

Birefringent layers are referred to the layers having at least two different refraction 
indices: the extraordinary n* for one linearly-polarized light component, and the ordinary 
n 0 for the other orthogonal linearly-polarized light component. Value of An=ne - n^ is 
referred to as the refraction index anisotropy, or simply the optical anisotropy. Here and 
hereinafter it is assumed that the optical axes to which axes correspond the extraordinary 
and ordinary refraction indices are orthogonal and disposed in the layer plane. The opticaT 
""axis, to which the extraordinary refraction index rCcofresponds, is emphasized in this or 
other manner. For example, this axis can be the drawing direction of a polymer material 
layer, or a director in an oriented nematic liquid crystal. Such birefringent layer in the 
sense of crystal optics corresponds to optically uniaxial plate cut out in parallel to the main 
axis. Here and hereinafter as an example considered are optically positive birefringent 
layers, wherein ru > n c . Without loss of the generality, all the inferences also apply to the 
optically negative birefringent layers, wherein n e <n 0 . 

In a more general case, for example for the optically biaxial layers, there are three 
different refraction indices n x = n*, n y = iio, n,. Refraction index n x corresponds to the 
direction of oscillations in the light wave, the direction parallel to the layer plane and 
directed along the emphasized in some manner direction X in the layer plane; n, 
corresponds to direction Y of oscillations in the light wave, also parallel to the layer plane, 
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but perpendicular to the X direction; n N corresponds to direction Z of oscillations in the 
light wave, perpendicular to the layer plane. Depending on the method for manufacturing 
the birefringent layers and the type of the used materials, ratio or refraction indices n x , n y 
n z can be different. 

At least one birefringent anisotropically absorbing layer in the proposed polarizer 
can have one, two or as much as three refraction indices that grow as the polarized light 
wavelength increases. 

The most preferable is use of a polarizer of the interference type» according to the 
invention, wherein at least one birefringent anisotropically absorbing layer has at least one 
refraction index that is directly proportional to the polarized light wavelength. For 
instance, if in formula 2drie = mX, where d is thickness of the birefringent anisotropically 
absorbing layer, m is the interference order corresponding to the interference maximum 
condition, the extraordinary index n,. will be directly proportional to the light wavelength, 
i.e. ne = AX (where A is the proportionality coefficient), then the wavelength «shortens», 
which means that the condition of the interference maximum in this case is satisfied for all 
wavelengthes, furthermore, for all orders of the interference, i.e. for all values of m. 
Further, when the same material has another thickness, independence from light 
wavelengthes can be similarly provided for the interference minimum condition. The 
direct proportionality of the refraction index to the light wavelength is a more strict 
requirement (condition) than simple growth of the refraction index as the polarized ligfiF 
wavelength increases. 

According to the invention, a polarizer of the interference type» is preferable, in 
which polarizer at least one birefringent anisotropically absorbing layer has the maximal 
value of at least one refraction index being not less than 1.9. Thereby the necessary 
number of layers does not exceed 10, and the spectrum region having high polarization 
characteristics widens more than three times as compared with the prototype. 

The carried-out experiments and assessments have demonstrated that also 
preferable is a polarizer wherein at least one birefringent anisotropically absorbing layer 
would have the maximum index of absorption not less than 0.1 in the operating 
wavelength range. 

The optimal is a polarizer of the interference type», wherein thicknesses of the 
birefringent anisotropically absorbing layers are selected such that to obtain at output of a 
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polarizer the interference minimum for one linearly-polarized light component and, 
simultaneously, the interference maximum for other orthogonal linearly-polarized light 
component. 

Actually, the peculiarity of the birefringent layers is the mere fact of existence of at 
least two different, in respect of their values, refraction indices, for instance, n x and n y , 
corresponding to X and Y axes disposed in the layer plane. Owing to this fact, the layer 
thickness and the interference order (m number) can be selected such that at output of a 
polarizer will be obtained the interference minimum for one linearly-polarized component 
and, simultaneously, the interference maximum for the other orthogonal linearly-polarized 
light component. The interference minimum can correspond to the ordinary refraction 
index, whereby the interference maximum would be determined, accordingly, by the 
extraordinary refraction index. The reverse situation is also possible, when the interference 
minimum would correspond to the extraordinary refraction index, whereby the 
interference maximum will be determined, accordingly, by the ordinary refraction index. 

Also preferable is a polarizer of the interference type», comprising at least two 
layers, of which at least one of them is the birefringent anisotropically absorbing layer, and 
the other layer being the optically isotropic one, whose refraction index coincides with, or 
is maximally proximate to one of the birefringent layer indices. The difference between 
the other birefringent layer refraction index and the refraction index of the optically 
isotropic layer exceeds 0.2 and reaches 0.7-0.8. 

In this version, one linearly-polarized component of the incident non-polarized 
light, to which component corresponds the extraordinary (greater) refraction index of the 
birefringent anisotropically absorbing layer, is essentially reflected from a multi-layer 
polarizer owing to the difference between refraction indices at the layers' boundaries. 
When thicknesses of layers and their refraction indices are appropriately selected, the 
optical travel difference between the waves reflected from boundaries of the same 
birefringent anisotropically absorbing layer constitutes an integer of wavelengthes, i.e. the 
result of their interference will be the interference maximum resulting in mutual 
intensification of the reflected waves. Thereby the optical thicknesses of the optically 
isotropic material layers can be both significantly greater than a wavelength, and be of 
wavelength order. As the result, reflection of the non-polarized light linearly-polarized 
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component, to which component the extraordinary (greater) refraction index of 
birefringent anisotropically absorbing layers corresponds, is intensified significantly. 

The ordinary (small) refraction index of birefringent anisotropically absorbing 
layers coincide with, or maximally approaches the optically isotropic layer refraction 
index, i.e. there is no difference (abrupt changes) of refraction indices at the layers' 
boundaries. Thus the other linearly-polarized component of the incident non-polarized 
light, to which component the ordinary (small) refraction index of birefringent 
anisotropically absorbing layer, corresponds, passes through a multi-layer polarizer 
completely, without any reflections. 

The other version of the invention is a polarizer of the interference type», 
comprising at least two different birefringent layers, of which at least one is a birefringent 
anisotropically absorbing layer, one refraction index of which coincides with, or is 
maximally proximate to one of the birefringent layer's indices, and the second refraction 
indices of the birefringent layer and the birefringent anisotropically absorbing layer differ 
from one another, the difference between the second indices being over 0.2. 

The interference result to a great extent is influenced by the ratio of intensities, 
hence by amplitudes of electric fields of the interfering rays. It is known that the minimal 
intensity values in the interference minimum (equalling zero, in theory) can be obtained in 
the case of their equality. Therefore, it is reasonable to provide the maximum attainable 
equalization of amplitudes of the interfering rays for the interference minimum conditions,' 
^ which ensures the maximal «blanking» of rays of the- corresponding component of the 
polarized light. To obtain the optimum result of interference for the interference maximum 
conditions, the reflection coefficients from each of the layers' boundaries must be 
increased. 

Selection of techniques for manufacture of a polarizer according to the invention 
depends on the type of materials used for birefringent anisotropically absorbing layers and 
other layers, and is not important the essence of the invention. 

The characteristic feature of the invention is the fact that at least one birefringent 
anisotropically absorbing layer can be formed: 

• of at least one organic salt of a dichroic anionic dye having general formula (II): 
{Chromogene} - (XO'M*),,, where Chromogene is a dye chromophore system; X = CO, 
S0 2 , OS0 2 , OPCXCTM*); M = RRNH2; RR R NH; RR'R"R A N; RR R ' A P, when R, R\ 



14 



R\ R A = CH 3 , C1C 2 H 4 ., C 2 H 5 , C 3 H 7 , C 4 H,, C 6 H 5 CH 2 , subsituted phenyl or heteroaryl; YH- 
(CH 2 -CH 2 Y) m -CH 2 CH 2 , Y =0, or NH, m=0-5; N-alkylpyridinium cation, N- 
alkylchinolinium cation, N-alkylimidazolinium cation, N-alkylthiazolinium cation, etc.; n 
= 1-7; 

• or of at least one asymmetric mixed salt of a dichroic anionic dye with different cations 
of general formula (III): 

• (M l %OXM m [M 1 + 0-XMCH 2 ) p -Z-j s {Chromogene}l-Z-(CH 2 ) p -XOM + ] < <-XO-M + ) n , 

where: ' 
Chromogene is a dye chromore system; Z =SO : NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 
1 - 10; f = 0-9; g = 0-9; n = 0-9, m = 0-9, n+f = 1-10: m+g = 1-10; X, X' = CO, S0 2 , OS0 2 , 
POIO'M*); M ^ M X M, Mi = H; non-organic cation of the following type: NH*, Li, Na, K, 
Cs, Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RR/NH 2 , 
RR'R/'NH; RR'R"R*N; RR'R"R*P, where R,R\ R'\R* = alkyl or substituted alkyl of 
the following type: CH 3 C1C 2 H4, HOC 2 H 4 , C 2 H 5 , C 3 H 7 , C 4 H 9 , C^CH,, substituted phenyl 
or heteroaryl, YH-(CH 2 -CH 2 Y) U -CH 2 CH 2 -, Y = O, or NH, k = 0-10; heteroaromatic cation 
of the following type N-alkylpyridinium, N-alkylchinolinium, N-alkylimidazolinium, N- 
alkythiazolinium etc.; 

• or of at least one associate of a dichroic anionic dye with surface-active cation and/or 

• amphoteric surfactant of general formula (IV): — 
j'M f O-X^) m [M + 0-X'-(CH 2 ) p -Z-l g {Chromogene}^l-Z-(CH 2 ) p -XOSUR] f (XOSUR) n , 

where 

Chromogene is a dye chromophore system; Z=S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; 
p = 1 - 10; f = 0-4; g =0-9; n = 0-4, m = 0-9, n+f = 1-4; m+g = 0-10; X, X' = CO, S0 2 , 
OS0 2 , PO(0"M + ); M = H; non-organic cation of the following type: NH4, Li, Na, K, Cs, 
Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RR"NH 2 , 
RR'R 'NH; RR'R"R*N; RR'R^R*?, where R,R\ R", R* = alkyl or substituted alkyl of 
the following type: CH 3 CIQH,, HOC 2 H 4 , C 2 H 5 - C 10 H 21 , C 6 H 5 CH 2 , substituted phenyl or 
heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 -, Y = O, or NH, k = 0-10; heteroaromatic cation of 
the following type N-alkylpyridinium,.. N-alkylchinolinium, N-alkylimidazolinium, N- 
alkylthiazolinium, etc.; K'SUR + , SUR = KSUR + , K'SUR + , AmSUR, where: KSUR + and 
K'SUR + are surface-active cations, AmSUR is amphoteric surfactant; 
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• or of at least one associate of a dichroic cationic dye with a surface-active anion and/or 
an amphoteric surface-active dye of general formula (V): 

(M + OX-) m [M + 0"X , -(CH 2 ), r Z-|„ {Chromogene*} SUR, where Chromogene is a dye 
chromophore system; Z =SO : NH, SO ; , CONH, CO, O, S, NH, CH 2 ; p=l-lO;g = 0-l;m 
= 0-1; m+g=l; X = CO, S0 2 , OS0 2 , PO(0"M + ); M = H; non-organic cation of the 
following type: NH4, Li, Na, K, Cs, Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the 
following type: RNH 3 RR'NH2; RR'R'NH; RR'R'*R*N; RR' R"R*P, where R, R\ R", 
R* = alkyl or substituted alkyl' of the following type: CH 3 , C1C : H 4 , HOC2H4, C 2 H 5 - 
C10H21, C 6 H 5 CH 2 , substituted phenyl or hateroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 , Y = O, or 
NH, k = 0-10; heteroaromatic cation of the following type: N-alkylpyridinium, N- 
alkylchinolinium, N-alkylimidazolinium, N-alkylthiazolinium, etc.; KSUR + (surface-active 
cation), SUR = ASUR", AmSUR, where: ASUR' is surface active cation, AmSUR is 
amphoteric surfactant; 

• or at least of one associate of a dichroic cationic dye with a surface-active cation and/or 
amphoteric surfactant of general formula (VI) 

{Chromogene}-[Z-(CH 2 ) p - X + RRR" SUR] K , where Chromogene is a dye 
chromophore system; Z = SO ; NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 1-10; X = N, P; 
R, R\ R" = alkyl or substituted alkyl of the following type: CH : „ C1C 2 H4, HOC 2 H,, C 2 H 5 , 
C3H7, SUR =ASUR", AmSUR, where: ASUR" is a surface-active anion, AmSUR is an 
amphoteric surfactant; n = 1-4; 

• or of at least one water-insoluble dichroic dye and/or a pigment that do not contain 
ionogenic or hydrophilic groups; 

• or of at least one low-molecular thermotropic liquid-crystal substance being a dichroic 
dye or containing, as a component, a liquid-crystal and/or a dichroic dye other than 
liquid-crystal dye and vitrified in this or other manner, for example after application of 
a layer by curing using ultraviolet radiation; 

• or of at least on polymer material other than liquid-crystal one, with a controlled degree 
of hydrophilicity, dyed with a dichroic dye and/or an iodine compounds; 

• or of at least one polymer thermoptropic liquid-crystal and/or non-liquid crystal 
substance comprising solved in mass and/or chemically bonded with a polymer chain 
dichroic dyes, and having thickness not less than 0.2 mem; 
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• or at least of one dichroic dye capable of forming a lyotropic liquid-crystal phase and 
having thickness not less than 0. 1 mem; 

• or at least of one dichroic dye of the polymer structure, and having thickness of not less 
than 0. i mem; 

• or at least of one water-soluble organic dye capable of forming a stable lyotropic liquid- 
crystal phase of general formula {Chromogene} (S0 3 M) n , where Chromogene is a dye 
chromophore system; M - H*, a non-organic cation: and having thickness not less than 
0.1 mem; 

• or of their mixes. 

At least one dichroic anionic dye of general formulas (II-IV) can be selected from 
the following: 

• dyes capable of forming a stable lyotropic liquid-crystal phase, e.g. sulfo-acids of 
derivatives of indanthorne, sulfo-acids of derivatives of symmetric diphenyldiiimides 
and dibenzimidazoles of naphthalene-1,4,5,8-, perilene- and antathrone-3,4,9,10- 
tetracarboxylic acids, direct yellow lightfast O [4], etc; 

• direct dyes, e.g. benzopurpurene 4B (CI. 448), CI. direct orange 26, CL direct red 48 
or 51, CL direct violet 88, CL direct blue 19, etc.; 

• active dyes (triazinic, vinylsulfonic or Protions T), for example, CL active red 1, CL 
. active yellow 1, CL active blue 4, etc.; 

• acid dyes, for example various derivatives of fromaminic acid, acid bright-red 
anthraquinonic N8S, bright-blue anthraquinonic (CL 61585), acid green anthraquinonic 
N2S (CL 615890), acid bright-green anthraquinonic N4Zh, CL acid red 138, CL acid 
yellow 135, CL, acid red 87, CL, acid black 1, etc. 

• of the series of sulfo-acids of polycyclic dyes, e.g. asymmetric phenylimides and 
benzimidazoles of naphthalene-1,4,5,8-, perilene- and antathrone-3,4,9,10- 
tetracarboxylic acids, disulfo-acids of derivatives of indigo, thioindigo or chinacrydone 
[Application for RF patent 95117403 BI N 26 (1997), p. 239] and other sulfo-acids 
based on the vat dyes and pigments. 

At least one dichroic cationic dye of general formulas (V-VI) can be selected of the 
following: 
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• luminescent dyes; polemethinic (cyaninic, hemicyaninic etc.) dyes; arylcarbonic dyes; 
heterocyclic derivatives of di- and triarylphenylmethanes, thiopyranenic, pyroninic, 
acridinic, oxazinic, thiazinic, xanthenic, azinic, etc. dyes. 

At least one dichroic dye and/or pigment not containing ionogenic or hydrophilic 
groups can be selected from the following: 

• vat dyes; dispersion dyes; anthraquinonic dyes; indigoid dyes; azo-compounds; 
perinonic dyes; polycyclic compounds; heterocyclic derivatives of anthrone; metal 
complex compounds; aromatib heterocyclic compounds; luminescent dyes. 

For the purpose to provide necessary physical-mechanical, adhesive, equalizing, 
film-forming, etc. properties, at least one birefringent anisotropically absorbing layer of a 
polarizer, besides the above-mentioned dyes can further comprise a modifier, in capacity 
of which modifier, hydrophilic and hydrophobic polymers of various types can be used, 
including liquid-crystal and hydrophobic polymers of various types, including liquid- 
crystal and silicon-organic polymers; plasticizers and varnishes, inclusive of silicon- 
organic varnishes, as well as non-ionogenic surfactants. 

Use of a modifier also allows to decrease light scattering, which is possible due to 
the presence of microdefects in a birefringent anisotropically absorbing layer. 

The above-discussed versions do not limit the possibility of using other materials 
-for forming birefringent anisotropically absorbing layers for the proposed polarizer. 

A birefringent anisotropically absorbing layer in the proposed polarizer can be both 
solid and liquid. 

It should be noted that the above-mentioned materials can be used for forming a 
birefringent anisotropically absorbing layer for manufacturing not only a polarizer of the 
interference type» but also for the below-claimed and based on other physical phenomena 
polarizers and LCI elements based thereon. 

For manufacture of the proposed polarizer, aqueous, water-organic and organic 
solutions of appropriate dyes (II- VI) that can be prepared by a gradual increase of 
concentration of the diluted solutions (e.g. by evaporating or membrane ultrafiltration), or 
by solving the dry dyes in a relevant solvent (water, a mix of water with alcohols, bipolar 
aprotic solvents of DMFA or DMSO types, cellosolves, ethylacetate and other water- 
miscible solvents) up to the necessary concentration. 
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Depending on the technique used for forming a layer, dye solutions having 
concentration of 1 to 30% are used. 

When the method according to [US Patent No. 2 544 659 (1951)] is used, it is 
advisable that on the preliminary rubbed in the required direction surface of a substrate the 
more diluted solutions will be applied, while when a layer is formed without preliminarily 
rubbing of a substrate using the mechanical orienting according to the technique of 
[application PCT WO 94/28073(1994), more concentrated dye solutions, including the 
solutions forming a stable lyotropic liquid-crystal phase, are used. 

The mechanical ordering of stable JLLC compositioned basing on dyes (II- VI) can 
be done by action of the forces causing the tension strain on meniscus created in time of 
the wedging-out detachment of one surface from the other, between which surfaces a LLC 
layer is distributed, or in time when a shearing force is applied, which can be done 
simultaneously with application of LLC on the substrate surface. 

Orienting of LLC of the substrate surface under a shearing force can be executed 
when LLC is applied using a die or doctor blade, the latter can of the blade or cylindrical 
type. 

Dye solutions (II- VI) can further contain, besides the water-miscible organic 
solvents, the non-ionogenic surfactants, binders and film-forming reagents, and as such the 
following can be used: polyvinyl alcohol, polyvinylpyrrolidone, polyacrylic acid and its 
esthers, polyacrylamide, polyethylene oxide and polyethylene glycols, polypropylene^ 
"glycol and their copolymers, ethylic and oxypropyfic%sters of cellulose, sodium salt of 
carboxymethyl cellulose, etc. Further, to improve the stability, the dye solutions can 
comprise hydrotropic additives of the amides series, e.g. dimethyl formamide, alkylamides 
of phosphoric acid, carbamide and its N-substituted derivatives, N-alkylpyrrolidone, 
dicyanamide, and also their mixtures and mixtures of amides and glycols. 

Dyes (II- VI) can be also used for forming birefringent anisotropically absorbing 
layers and in combinations with non-organic salts of dichroic anionic dyes of general 
formula (I). 

To produce the dyes' solutions (II- VI), a number of techniques can be utilized. 

One technique consists in a sequential step-wise neutralization of diluted solutions 
of appropriate carboxylic, phosphonic acids or sulfo-acids of dichroic anionic dyes using 
different bases, in capacity of which the following can be used: metal hydroxides, aliphatic 
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or heterocyclic amines or hydroxides of tetra-substituted cations of ammonium. The used 
acids of dyes are cleared beforehand from mineral salts, for example they are washed by 
hydrochloric acid, with subsequent drying at 100°C 

The other technique consists in heating of solutions ammonium salts of dichroic 
anionic dyes having a calculated quantity of the relevant base at the temperature not over 
60°C, whereat the released ammonia volatiles, and an appropriate mixed salt is formed, 
wherein one of the cations will be the ammonium cation. Also can be used ordinary 
reactions of cation exchange using the ion-exchange resins, or the membrane technology. 

The third universal technique, suitable for preparing asymmetrical salts of dichroic 
dyes containing organic cations, consists in exchange of various ions using the membrane 
technology techniques which simultaneously allow to purify the dichroic dye solutions. 

To obtain associates of dichroic dyes comprising ionogenic groups, or their mixes 
with at least one mole of surface-active ions, or their mixes, a number of techniques can be 
used. 

One of the techniques consists in neutralization of the diluted solutions of the 
respective acidic forms of dichroic anionic dyes using aliphatic or heterocyclic amines or 
hydroxides of tetrasubstituted ammonium cations containing, as one of substituents, a 
hydrocarbon radical with 8-10 carbon atoms. The used dye acids are beforehand purified 
of mineral salts, for example they are washed using hydrochloric acid with subsequent 
drying at 100°C ~ 

The other technique consists in heating of solutions of ammonium salts of dichroic 
anionic dyes, having relevant surface-active bases, at the temperature not over 60°C, 
whereat the released ammonia volatiles, and an appropriate associate is formed. Also can 
be used ordinary reactions of cation exchange using the ion-exchange resins and the 
membrane technology. 

The third method suitable to obtain associates of any dichroic dyes comprising 
ionogenic groups, or their mixtures with at least one mole of the surface-active ions, or 
their mixes, consists in exchange of various ions for the surface-active ions. The exchange 
can be done using the membrane technology techniques, which also allow simultaneous 
purification of associate solutions of dichroic dyes comprising ionogenic groups, or their 
mixes with at least one mole of surface-active ions, or their mixes, from undesired non- 
organic and organic impurities. Introduction of complexones, for example trylone B or 
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«crown-ethers» of different types into a solution in the course of the membrane 
purification, allows to eliminate multi-valent cations (Ca, Cu, Al, etc.), which also can be a 
cause of formation of microparticles and a sediment. 

Different techniques can be used for forming a polarizing coating from a water- 
insoluble dichroic dye and/or pigment not containing ionogenic or hydrophilic groups, or 
their mixes, which, as a rule, are not readily soluble in most organic solvents. 

Thus, formation of polarizing coatings on the basis of the vat dyes, anthraquinonic 
derivatives, perynonic and polycycloquinonic compounds can be essentially carried out by 
the following methods: 

• Application on the substrate surface, with simultaneous orienting action, of solutions of 
non-organic and organic sulfuric acid ethers of the reduced forms of said dyes (of the 
vatsoles type), which can exist in the lyotropic liquid-crystal state. Thus formed 
oriented layer of sulfuric acid ethers is further subjected to oxidizing hydrolysis. 
Thereby the oriented layer of the dye that is already the water-insoluble one is formed 
upon the surface. 

• Application on the substrate surface, with simultaneous orienting action, of the reduced 
forms of said dyes (of the leuco-compounds type) in the form of solutions of various 
salts (non-organic and organic), which also can exist in the lyotropic liquid-crystal state. 

- Thus formed layer is further subjected to chemical or electrochemical oxidation, 
" whereby a layer of a dye that already is water-insoluble is formed. 

• To produce a polarizing coating on the basis of the water-insoluble symmetric and 
asymmetric derivatives of diphenyldiimides and dibenzimidazoles of 3,4,9,10 - 
perilenetetracarboxylic acid (PTC A), the appropriate derivarives of l,F-binaphthyl- 
4,4\5,5\8,8 , -hexacarboxylic acid (BHCA) in the form of solutions of non-organic and 
organic salts, which can also exist in the lyotropic liquid-crystal state, can be used. In 
further chemical and electrochemical reducing treatment, or in the UF-radiation, 
derivatives of BHCA are cycled, forming the oriented layer of derivatives of PTC A. 

• Further technique also suitable for forming the polarizing coatings on the basis of 
pigments consists in application oa the substrate surface, with simultaneous orienting 
action, of lyotropic liquid-crystal solutions of dichroic dyes and/or pigments in sulfuric 
acid or oleum of various concentrations. Formation of the water-insoluble oriented layer 
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takes place in subsequent careful dilution of the acid by water, which dilution can be 
done when 100% humidity is created over the layer. 

Formation of the birefringent layer on the substrate surface under action of a 
shearing force can be implemented by applying the solutions using a die or doctor blade, 
the latter can be of the knife or cylindrical type. 

In forming a birefringent layer: magnetic, electromagnetic and electrostatic fields, 
that can be used in the cases when the application period is not limited, can be utilized, or 
for manufacture of a polarizing coating diluted solutions are used. 

To obtain a birefringent layer on ihe basis of metal complex dyes, dyes can be 
metallized directly on the substrate surface. For this purpose, on the substrate preliminary 
applied is (e.g. by the directed deposition) the oriented layer of metal oxides, whereafter 
the surface is treated by solution of an appropriate dye. Thereby ultra-thin oriented layers 
of water-insoluble metal complex dyes, especially suitable for manufacturing the 
interference type of the claimed polarizer, can be produced. 

A more universal technique for obtaining a birefringent layer on the basis of the 
water-insoluble dichroic dyes and/or pigments consists in preparation of special output 
forms obtained by dispersion of said dyes to produce anisometric particles not larger than 
0.5 mem, and having the length-diameter ratio not less than 20. For stabilization of such 
output forms used are various surfactants. On the basis of the so produced output forms, 
prepared are highly-concentrated (content of a dichroic dye and/or pigment, or their mixesT 
"being not less than 10%) systems in different solvent including water, in monomers or 
melts of polymers. Thereby the so produced systems can exist also in the liquid-crystal 
state. When such highly-concentrated systems are applied to the substrate surface, with 
simultaneous orienting action and with subsequent relevant treatment, produced is a 
birefringent anisotropically absorbing layer. In case the solvent is removed (by evaporation 
or dilution with subsequent washing), formed is a polarizing coating consisting mainly of a 
dichroic dye and/or pigment. In the case a monomer or a molten polymer is used, thicker 
(to 5 mem) polarizing coatings are formed. 

The application method selection is determined also by the type of a substrate, that 
can be a solid, flat, spherical or cylindrical, transparent or reflecting surface of an organic 
or non-organic glass, silicate glass bearing a deposited semiconductor layer, silicon plates 
bearing the deposited aluminium layer. 



To form birefringent anisotropically absorbing layers, the following standard 
method can be used: application by roller, doctor blade in the form of a rotating cylinder, 
application with a slit die, and other methods. To this end a standard equipment for 
applying various coatings can be used, for example units of varnish-paint industry, and also 
printing equipment of various types, inclusive of flexography units. 

In certain cases, after application the applied layer is dried so that solvents will be 
eliminated. In other cases, for example for the thermoplastic polymer materials and 
vitrifying materials, the applied layer is cooled after application. 

Other methods that can be used for .obtaining birefringent anisotropically absorbing 
layers of the materials that form the liquid-crystal phase in the course of their application 
consist in application of such material according to US Patent No. 2 524 286 on the 
substrate prepared beforehand for orienting the liquid-crystal phase. One of these 
techniques is the unidirectional rubbing of a substrate or a thin polymer layer applied 
thereon prior to such rubbing - known and utilized for orienting the thermotropic low- 
molecular liquid-crystal mixes in manufacture of LC-displays. 

Another technique for obtaining birefringent anisotropically absorbing layers is the 
known technique of photo-orientation of layer, applied in this or other manner, by 
irradiating the same by the linearly-polarized ultraviolet light. 

For application of birefringent anisotropically absorbing layers from thermotropic 
polymer materials, extruders can be used, including those having a number of flat dies ancT 
"allowing to apply at one run several layers of different polymer materials of the required 
thickness. 

The above-discussed materials, methods of their preparation and techniques for 
forming on their basis of birefringent anisotropically absorbing layers can also be used in 
manufacture of polarizers of other types and LCI elements described below in the proposed 
invention. 

The proposed polarizer of the interference type can be embodied both in the 
combined form, i.e. operated both for «reflection» and «transmission», and for operation 
only for «reflection». In these case the embodiment version is a polarizer comprising at 
least one light-reflecting layer. The light-reflecting layer can be a metallic one. Application 
of the light-reflecting layer also permits to select the optimum, for the interference, 
reflection factors from the polarizer boundaries. 
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[n manufacture of a polarizer, the first layer to be applied onto a substrate can be 
both the light-reflecting layer (a partially or completely reflecting mirror), and a 
birefringent anisotropically absorbing layer. 

The reflecting layer can be made both of a metal, and in the form of multi-layer 
dielectric mirrors of interleaving layers of materials having an high and low refraction 
indices. 

Metallic coatings are sufficiently simply applied, for example, by thermal 
evaporation in vacuum, but thereby in such coatings, absorption of light takes place, which 
diminishes transmission (reflection) of a polarizer. To obtain the reflecting metallic 
coatings, aluminium (Al), silver (Ag) and other metals can be used. 

In case of multi-layer dielectric mirrors, there is no light absorption therein, but the 
process of their application is rather complex and arduous. Ti0 2 , MgO, ZnS, ZnSe, ZrO?, 
cryolite and polymers as the materials having an high refraction index can be used for 
these coatings, and as the materials having a low refraction index the following can be 
used: Si0 2 , A1 2 0 3 CaF 2 , BaF 2 MgF 2 A1N, BN, or polymers. 

For application of the reflecting layer onto a substrate or a polarizer, the following 
standard methods can be used, for example, thermal evaporation in vacuum, application in 
pairs with subsequent thermal treatment, magnetron sputtering. 

As the substrate material whereon a polarizer operating for «translucency» and, 
possibly, for «reflection» can be applied, any materials transparent in the operating 
""wavelength range, can be used, for example quartz, gias§; polymer and other. 

As the substrate material whereon a polarizer operating only for «reflection» can be 
applied, along with the materials transparent in the operating wavelength range, for 
example quartz, glass, polymers, other any materials opaque in the operating wavelength 
range, for example metals, semiconductor materials, glass ceramic, plastics and other can 
be used. 

Use of said birefringent anisotropically absorbing layer having an unspecified 
thickness, i.e. the thickness whereat the interference extremum at output of polarizer at 
least for one linearly-polarized light component is not realized, allows also to create a 
polarizer of the dichroic type. 

A birefringent anisotropically absorbing layer is the oriented in a certain direction 
molecularly-ordered dye layer, wherein planes of molecules and the dipole moments lying 



24 



therein are homogeneously oriented relative to the direction which is determined either by 
the surface anisotropy, or by the mechanical orientation direction. 

Principle of operation of said polarizer is based on that the non-polarized light in 
passing through said layer is partially absorbed by the dye chromophore system. Thereby 
passes only that portion of the light waves wherein the electromagnetic field electric 
component oscillations direction is perpendicular to the optical transition dipole moment 
(Fig. 4). 

It should be noted that depending on the used dye, the claimed polarizer is capable 
of providing polarization not only in the visible portion of spectrum, but also in the UF- 
region, as well as in the nearer IR-region. In case of use of dichroic dyes having absorption 
only in the UF~region, the birefringent layer can be used as the phase-delaying layers. 

The essential distinguishing feature of a polarizer of the dichroic type according to 
the invention is the circumstance that at least one birefringent anisotropically absorbing 
layer is formed of dyes (II- VI) and/or of a water-insoluble dichroic dye and/or pigment not 
containing ionogenic or hydrophilic groups. 

Use of said dyes allows to: 

• improve the polarization characteristics and make an highly-efficient faultless polarizer, 
which, in contrast to the known polarizer of application PCT WO 94/28073 (1994) has, 

. apart from a low conductivity, a controlled capacity for LC orientation; 

• make a polarizer exhibiting, apart from good dielectric properties, an high resistance to 
moisture effects; 

• broaden assortment of the dyes suitable for manufacture of highly-efficient polarizers. 

As distinct from the dyes used for manufacture of the polarizer known from 
application PCT WO 94/28073 (1994), use of said dyes (II-VI) allows to regulate the 
hydrophobic-hydrophilic balance in molecules of a dichroic dye, which is of a great 
importance for creating the lyotropic liquid-crystal (LLC) phase. Thus, creation of a certain 
hydrophobic-hydrophilic balance is one of the conditions to create the over-molecular 
aggregates of such dye molecules, whereby when a certain concentration of such 
aggregates is reached, a solution transits into the ordered liquid-crystal state. When a 
solution is applied in the LLC state one the substrate surface, with simultaneous orienting 
action, a birefringent anisotropically absorbing layer can be formed, wherein planes of the 
dichroic dye molecules' chromophore systems and the optical transition dipole moments 
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lying thereon are oriented relative to the direction that can be determined either by the 
surface anisotropy, or the action effected by magnetic or electromagnetic fields. 

A particular strong influence effected upon the hydrophilic-hydrophobic balance is 
seen when at least one ion of the organic ions (dyes II- VI) is used. Owing to this 
circumstance, stable lyotropic liquid-crystal phases can be obtained also for the dye 
solutions which in the form of non-organic, symmetric salts or acids are not capable of 
forming the LLC phase. 

For example, as the result of condensation of dyes with a SUR formed are 
associates having the SUR properties and the peculiarity to be .aggregated with formation 
of micelles (aggregates), including the anisometric forms. 

Depending on the number of iogenic groups, on the molar ratio and the type of the 
surface-active ion, a molecule of a dichroic dye can be both the hydrophilic (polar) 
component, and perform the function of the hydrophobic portion of a SUR. Thus, in the 
presence of two ionogenic groups in a dichroic dye molecule, when said dye is condensed 
with one mole of the surface-active ion, formed is a surface-active associate, wherein the 
hydrophilic portion is directly associated with the dye molecule. When a dichroic dye with 
one ionogenic group with one mole of amphoteric SUR is subjected to condensation, there 
will be produced an associate, wherein the dye molecule will be in the hydrophobic 
portion. Below will be given examples of different combinations of various types of dyes 
having different types of the surface-active ions and surfactants. As the result of sucTT 
'condensation there will be formed the associates having the SUR properties and the 
peculiarity to aggregate with formation of micelles (aggregates), including those of the 
anisometric form. The dichroic dye molecules can be arranged thereby both at the 
periphery, and inside aggregates or micelles. 

In case the dye molecules are arranged internally, on the surface of the birefringent 
anisotropically absorbing layer there will be located SUR hydrocarbon radicals which are a 
good orientant for a liquid-crystal. By varying the radical structure, the orienting capacity 
of PC can be modified, which is important for manufacture of LCI of different types. 

The presence of the low-motion organic ions in the polarizing coatings of the 
claimed optical polarizer results in a lowconductivity, which in its turn lowers the energy 
consumption and thereby prolongs service life of the liquid-crystal devices. 
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Surface-active properties also provide a good wettability and adhesion of LLC 
compositions, after of application of which compositions on the substrate surface, after 
drying, produced are faultless homogeneous PCs, having the thickness variety not 
exceeding 5%. 

Use of associates of dichroic dyes (IV- VI) comprising ionogenic groups, or their 
mixes, with at least one mole of the surface-active ions, or their mixes, allows to control 
the hydrophobic-hydrophilic balance in a dichroic dye molecule, which is important for 
creation of the lyotropic liquid-icrystal phase. Thus, creation of a certain hydrophobic- 
hydrophilic balance is one of the condition for forming the over-molecular aggregates of 
such dye molecules, whereby when said aggregates reach a certain concentration, the 
solution transits into the ordered liquid-crystal state. 

One of the peculiarities of the associates based on the dichroic dyes having the 
surface-active ions is the capability to increase, owing to the solubilization phenomenon, 
the solubility of the water-insoluble dyes in water and aqueous-organic media, which 
allows to obtain a polarizer, wherein at least one birefringent anisotropically absorbing 
layer additionally contains a solubilized dichroic dye. Depending on the structure, the 
dipole moment of the solubilized dye optical transition can either coincide with the 
associated dye optical transition dipole moment, or situated at a certain angle thereto. This 
depends both on the surface-active ion structure, and molar ratio of dye : SUR in an 
associate. 

Apart from its action effected upon the fiycffbphobic-hydrophilic balance, the 
nature of an organic ion and, in particular, of a surfactant effects a strong influence upon 
solubility of associates in different solvents, which in its turn influences the size of 
aggregates and the process of formation of the LLC phase. 

Thus, variation of two factors, i.e. the hydrophobic-hydrophilic balance and 
solubility of the dichroic dye associates containing the ionogenic groups, or mixes thereof, 
with at least one mole of an organic ion and/or surface-active ions, or their mixes, allows 
to control both the formation process and type of the LLC phase. The molecular ordering 
degree also depends, in its turn, on the above-described circumstance and, hence, the 
polarization parameters of the PC formed after a LLC composition is applied on the 
substrate surface, with subsequent removal of a solvent 
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Absence of ions in the birefringent anisotropically absorbing layer on the basis of a 
water-insoluble dichroic dye and/or pigment not containing the ionogenic or hydrophilic 
groups, or mixes thereof, provides high dielectric properties of the claimed polarizer, 
which results in lowering of the energy consumption, thereby extending service life of the 
liquid-crystal devices. 

Use of the water-insoluble dichroic dyes or pigments for formation of a birefringent 
anisotropically absorbing layer, apart from a low conductivity provides an high resistance 
to effects of moisture. Further, tpanufacture of the claimed polarizer does not require any 
synthesis of special dyes or pigments, for v the commercially avaliable dyes and pigments 
can be used. 

Use of the birefringent anisotropically absorbing layer formed of dyes (II- VI) 
and/or water-insoluble dichroic dye and/or pigment not containing the ionogenic or 
hydrophilic groups, or mixes thereof, allows to prodece a thermally stable and lightfast 
polarizer: 

• wherein at least one birefringent anisotropically absorbing layer is formed upon the 
substrate surface in the form of a film or plate of organic and non-organic materials; 

• which, as the substrate, comprises a birefringent plate or film, at least one birefringent 
anisotropically absorbing layer being formed at angle of 45° to the main optical axis of 
said plate or film. 

• wherein at least one birefringent anisotropically absorbing layer comprises at least two 
fragments of unspecified form, which are completely different from one another in 
respect of colour and the polarization axis direction; 

• which further comprises at least one birefringent anisotropically absorbing layer 
containing at least two fragments of an unspecified shape that are different from one 
another in respect of colour and the polarization axis direction; 

• which further comprises, between birefringent anisotropically absorbing layers, the 
layers of transparent colourless or dyed materials. 

• which further comprises the orienting layer formed of non-organic materials and/or 
various polymer materials. 

• which further comprises the light-reflecting layer; 

• wherein the light-reflecting layer is metallic one. 
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For manufacturing a polarizer wherein at least one birefringent anisotropically 
absorbing layer comprises at least two fragments of an unspecified shape, which are 
different in respect of colour and/or the polarization axis direction, the following technique 
can be used: using a printing method (flexo-stenciling, relief or gravure) on a layer, having 
the homogeneous polarization vector, applied is a pattern in the form of a water-insoluble 
varnish of the necessary form. After the varnish is hardened, the exposed layer is washed 
by an appropriate solvent (water, or a mix of water with an organic solvent). Then the 
other layer is again applied on #ie substrate, which layer is of a different colour and the 
polarization vector than the fixed birefringent layer made of said varnish. Then a layer of 
varnish of the necessary form is applied once again, whereby the previous pattern remains 
exposed. After hardening and subsequent washing, a polarizing pattern is produced, said 
pattern having portions of different colours and the polarization vector direction. 

Using different techniques of the multi-roller printing, multi-colour polarizing 
patterns can be applied according to «roll-to-roll» technique. 

Use of various glues instead of a varnish allows to manufacture a polarizer in the 
form of self-gluing polarizing films. Application of a glue layer on a birefringent 
anisotropically absorbing layer in the form of a pattern, with subsequent transfer of the 
birefringent anisotropically absorbing layer on any surface, can be used both in 
manufacture of LC indicators with the external arrangement of polarizers, and for different 
kinds of protection of trademarks or for obtaining diverse colour effects, for example, m 
^advertising. In case of manufacture of a polarizer^ac&ording to the glue technique, the 
reverse transfer technique is also possible: application of a glue layer of a necessary form 
on the required surface, application of a film bearing the applied thereon birefringent 
anisotropically absorbing layer on a glue, and detachment. A birefringent anisotropically 
absorbing layer corresponding only to the glue layer form will be removed from the film 
surface to a required surface. 

Use of dyes (II-VI) and/or water-insoluble dichroic dye and/or pigment not 
containing the ionogenic or hydrophilic groups, or mixes thereof, allows to realize the 
technique of layer-by-layer application of birefringent anisotropically absorbing layers. As 
a result, a polarizer consisting of several applied one upon another birefringent 
anisotropically absorbing layers, each consisting of several fragments of an unspecified 
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shape that can be different in respect of colour and the polarization vector direction, can be 
produced. 

The next layer of the same dye or of other one can be applied directly on the 
previous layer, or on the intermediate layer of a transparent material, which can be either 
colourless or dyed. Thereby the next layer polarization vector direction can be varied in an 
unspecified manner relative to the direction of axes of polarization of the previous layer 

When the polarized light plane is rotated in a polarizer, brightening of some regions 
and dyeing of the other ones (,in case of monochromatic polarizers, wherein different 
portions of the same colour have different polarization vector direction) can occur. In case 
of use of different dyes, in rotation of the polarized light plane, either vanishing of the 
dyed in different colours pattern (in the case when regions of different colours have the 
same polarization vector direction), or sequential vanishing of portions of different colours 
that differ form one another in respect of the polarization vector, will occur. The above- 
recited examples of polarizers are of an interest in the aspect of creating special colour 
effects (advertising, show-business), for protection of trademarks and securities. 

The substrate surface, in forming a birefringent anisotropically absorbing layer can 
be further modified using different sub-layers, including the optically active ones, for 
example the light-reflecting, in particular, diffusion-reflecting, birefringent or phase- 
delaying layers. Thus produced is a polarizer, characterized in that between the substrate 
and polarizing coating additionally comprised is a light-reflecting layer which can serve 
also as the conductive layer. 

When a quarter-wave birefringent plate or film, for example of a polyvinyl aclohol 
or polyethyleneterephthalate are used as the substrate, and when the birefringent 
anisotropically absorbing layer is applied at angle of 45° to the main optical axis of the 
substrate, a circular polarizer can be produced (Fig. 5, a and b is the direction of the 
ordinary and extraordinary rays, respectively, and n is the polarizing layer polarization 
vector direction). Thickness of the birefringent film must meet the following requirement: 

d(n 0 n e )=X/4+mA-/2, 

where d is thickness of a polymer film; tio and n e are the ordinary and extraordinary 
refraction indices; X is wavelength; m is an integer. 

When the birefringent anisotropically absorbing layer is formed on polymer films 
(polyethyleneterephthalate, polycarbonate, tiracetyl cellulose, other transparent film 
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materials), polarizers in the form of flexible polarizing films, including self-gluing films, 
can be obtained. 

For manufacture of the claimed polarizer, different glues, including 
polyvinylbutyral, can be used for producing various types of laminated structures, for 
example triplex glasses or multi-layer films, which is of an interest for automotive industry 
and architecture. 

As seen in Tables 1-3, polarizers of the dichroic type according to the invention 
apart form a low conductivity, exhibit an high resistance to effects of moisture and an 
higher dichroic ratio as compared with the polarizer according to application PCT WO 
94/28073(1994). 

Further, the claimed polarizers have homogeneous properties across their area, one 
of criteria of which properties is different thickness of the birefringent anisotropically 
absorbing layer, not exceeding 5%. 

TABLE 1 

Characteristics of light polarizers based on organic salts of dichroic anionic dyes of 



general formula (II) 



No. 


Dye 


M 


n 


Thickness 
variance, % 


•1 


Direct yellow, 


(OHCH 2 CH 2 ) 3 NH 


7 


5 




lightfast O 


HN 4 * 


7 


15 ~~ 


2 


Mixture of disulfo- 


'-■"Is* 

N-methylpyridinium NH 4 * 


2 


5 




acids of 




2 


18 (significant 




dibenzimidazoles of 






scattering) 




naphthalene- 1 ,4,5,8- 










tetracarboxylic acid 








3 


3-chlorindanthrone- 


(OHCH 2 CH 2 OCH 2 CH 2 )3NH 


2 


3 




4,4'-disulfo-acid 


NH4* 


2 


10 


4 


Acid bright-red 


(C 2 H 5 ) 4 N 


2 


5 




anthraquinonic N8S 


NH4* 


2 


15 (scatters 










light) 


5 


C.I. direct red 48 


N-ethylamidazolinium 


2 


5 






Na* 


2 


15 


6 


C.I. active yellow 1 


N-methylthiazolinium 


2 


5 






Na* 


2 


15 


7 


C.I. acid yellow 1 


NH 2 (CH 2 CH 2 NH) 2 CH 2 CH 2 NH 3 


1 


5 






NH4* 


1 


15 
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8 


C.I. direct blue 19 


rAT T//^TT /^TJ /~\\ T PIT 1 XIXJ 

[OH(CH2CH2U)3CH2CH 2 j2NH 2 




5 






NHj* 


2 


15 


9 


Mixture of sulfoacids 


C 6 H 5 CH 2 (CH 3 ) 3 P 


2 


5 




of dibenzimidazoles 


NH 4 * 


2 


10 




of perilene-3,4,9,10- 










tetracarboxyhc acid 


- 






10 


C.L. direct violet 88 


CH 3 (C 3 H 7 )NH 


2 


5 






NH» 


2 


15 


11 


Acid bright blue 


N-ethylchinolinium 


2 


5 




anthraquinonic 


NH4 


2 


15 


12 


C.I. direct violet 56 


C 6 H 5 (CH 3 )NH 2 


2 


5 






Na* 


2 


20 


13 


CL active blue 4 


N-ethylthiazol inium 




5 






Na* 


2 


18 


14 


C.L direct yellow 73 


[OH(CH,CH 2 0)5CH 2 CH,],NH, 


4 


5 






NH4* 


4 


15 


15 


Disulfoacid of 


(C 4 H 9 ) 3 (CH 3 )P 


2 


5 




dimethyl chinacridone 


NH4* 


2 


10 


16 


Disulfoacid of 










thio indigo 


NH 2 (CH 2 CH 2 NH) 4 CH 2 CH 2 NH 3 


2 


5 






NH 4 * 


2 


15 


17 


Mixture of 










disulfoacids of 


(OHCH 2 CH 2 OCH 2 CH 2 ) 3 NH 




5 




dibenzimidazoles of 


NH4* 




15 




naphthalene- 1 ,4 ,5 , 8- 










tetracarboxylic acid + 










3-chlorindanthrone- 








- 


4,4' -disulfoacid 








18 


Mixture of 










disulfoacids of 


C 6 H 5 CH 2 (CH 3 ) 3 P 


_ 


5 




dibenzimidazoles of 


NH4* 




18 




naphthalene- 1 ,4,5,8- 










tetracarboxylic acid + 










3-chlorindanthrone- 










4,4" -disulfoacid + 










mixture of 










dibenzimidazoles of 










perilene-3,4,9,10- 










teracarboxylic acid 









• known polarizer according to application PCT WO 94/28073 (1994) 
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TABLE 2 

Characteristics of light polarizers based on asymmetrical mixed salts of 
dichroic anionic dyes of general formula (III) 



No. 


Dye 


Formula 


Dichroic 
ratio 

D T /D n 


1 


Direct yellow lightfast O 


f=g=0; X=X*=S0 2 


15.0 






MKOHCH 2 CH 2 ) 3 NH; n=3; 








Mi=NH;; m=3; 






i 


(I)*, M=NHL,; n=6; 


10.0 


2 


Mixture of disulfbacids of 


f and g.= 0, X=X'=S0 2 ; n=l, 


16.0 




dihpn7imida7o1es of 


M^OHCH 2 CH20CH 2 CH 2 ) 2 NH2; 








Mi=NHj" m=l 

J. V JL 1 J. ^( 1. JLil ^ 111 1 






tetracarboxylic acid 


(I)*, M-NH4; n=6 


10.0 


j 


^-^lilnrind^Tittirnnp 4 4'- 


f and g = 0, n=l; X=X*=S0 2 , n=2; M=Cs; 


35.0 




VJ.ioUll.vScU'lvl 


m=l- Mi^NEL. 








n\* M=NH» n=6 


23.0 


A 


C* T Hirprt vpIIow 7*? 


f and g -0; X=S0 2 , n=2; M = N- 


14.0 






rnethy 1 py ri di ni urrj ; 








m=2; X'=CO, M,=NH4 








(I)*, n=4 


8.0 




Tri^nlfV^-fiPid of 


f and g = 0, X=X*=S0 2 ; M= 


16.0 




thioindigo (crimson) 


octylammonium; n— 1; 








ivij iia, 111 








m* M=NHi n~T~* 

UJ ? XV JL l > J, 5 a ~> — 


0 


0 


K/ivfi irao rtf t\\ Gill ■fV^OH'iG. 


f and 2 =0 n=l* X=X'=SOv M=N- 


17.0 




nf HiV^f^nYimiHpyrtlp^ of 

(J I UlUwliAJ.llllUCl^Asl.*^D Ul 


rnethylthiazoliniurn; 






rv»ri1i=»rn 3 »-'^ 4 Q 10- 

pci i ICliC"*? -7 5 1 V 


rn=l- Mi=NHi 


10.0 




fo+ro r» o t"V\/"w\/ 1 1 C on/I 

ieiracdxuoA.y iiw aviu 


m* M=NHi n=2 


7 


Acid hrieht-blue 


f and g=0; n=l; X=X'=S0 2 ; M= 


18.5 




anthraquinonic 


(NH 2 CH 2 CH 2 NHCH 2 CH 2 ) 2 NH 2 ; m=l; 






M,=NH4; 








(I)*, M=NH4, n=2 


3.0 


8 


C.I 43320 acid bright- 


n=m=0; X=X'=S0 2 ; Z=NH, p=l; 


19.0 




blue 


M^OHCH 2 CH 2 ) 3 NH; f=l; M^Nl^; 










2.0 






(I)*, M=NH,, n=2 


9 


Active bright-violet IT 


f=0; n=2; X=S0 2 ; M=NHt; m=0; 


15.0 




Z=S0 2 , p=2; X=OS0 2 ; M,=K; g=l 








m* M=NH4, n=3 


2.0 
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10 


Active bright light blue 
2KT 


fH>; n=l; X=SCs M= (OHCH 2 CH 2 ) 3 NH; 
m=0; g=l; Z=S0 2 ; p=2; X=OSO : ; 
M l =NH 4 ; (I)*, M=NH4, n=3 


16.0 
5.0 


11 

12 


Active yellow 13-181 
C.I. 14865 acid black 3 M 


n=0; f=l; Z=S0 2 NH, p=2; X=X , =OS0 2 ; 
M=(OHCH 2 CH 2 ) 3 NH; m=0; g=l; 
M,=NH4; (I)*, N1-NH4, n=2 
f and g=0, X=X'=S0 2 ; M,=N- 
methylthiazolinium; n=l; (I)*, M=NFi, 
m=l; 

(I)*, M=NH4, n=2 


14.0 

3.5 
15.0 




1 


3.0 



• a polarizer known from application PCT WO 94/280073 (1994) 



TABLE 3 

Characteristics of light polarizers based on associates of dichroic dyes containing 
ionogenic groups with surfactants, of general formulas (IV- VI) 



No 


Dye 


Formula 


r^nnHiif*tivitv 

x 10" 10 ohm 1 
cm" 1 


I 


Direct yellow lightfast O 


(IV), SUR - .dodecyl ammonium, 


0.1 




X,X'=S0 2 ;n=l; 








M=NH(C 2 H40H) 3 ; m=6 








(I)*, m-7; M=NH4 


15.0 


2 


Disulfoacid of indigo 


(IV), SUR-decyltrimethyl ammonium 


0.5 




(blue) 


cation; X, X'=S0 2 ; n=l; M=Na; m=l; 






(I)*, M=NH4, m=2^ 


10.0 


J 


Trisulfoacid of thioindigo 


(IV), SUR-decylpyridinium cation; 


0.05 




(crimson) 


X,X'=S0 2 ;;n=l; 






M=N-methylpyridinium; m=2; 








(I)*, M=NH 4 , m=2 - PC cannot be 








obtained 




4 


C.L direct orange 138 


(IV), SUR-octyltrimethyl ammonium 


0.04 






cation; X,X'=S0 2 ; n=l 








M=NH(C 2 H 4 OH) 3 ; m=l; 








(I)*, M=NH4, m=2, n=0 


13.0 


5 


CI. active yellow 1 


(IV), SUR-dodecyl ammonium cation; 


0.05 






X=X'=S0 2 ;n=l; 








M=NH(C 2 H 4 OH) 3 ;m=l; 








(I)*, M=NH4, m=2; n=0 


15.0 


6 


CI. acid yellow 135 


(IV), triethanolaminic salt of SUR- 


0.5 




dodecyldimethyl aminoacetatic acid; 
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7 


C.I. direct yellow 73 


Z=0; p=2; X=OS0 2 ; n=l; m=0; 

(I)*, M=NH,, m=l, n=0 

(IV), SUR-dodecylimidazolinium 

cation; X=S0 2 , n=2; X'=CO, M=Ba, 

m=2; 

(I)*, M=NH4, m=4, n=0 


20.0 
0.5 

20.0 


8 


C.I. active bright-violet IT 
73 

1 


(IV), SUR-cetyltrimethyl ammonium 
cation; Z=NH, p=l, X=S0 2 , fM, n=0; 
X'=S0 2 , M=Cs ? 
g=l;m=0 

(I)*, M=NH 4 , m=2, n=0 


0.3 
25.0 


9 


C.I. 63320 acid bright-blue 


(IV), SUR-dodecylimidazolinium 
cation- 7=SO- d=2 X=OSO f=l n=0- 
X'=S0 2 , M=Na, m=2; g=0, 
(I)*, M=NH4, m=3, n=0 


0.7 
20.0 


1 A 
lU 




X=S0 2 , M=NH4; 


1.0 


11 


C J. 44025 acid green Zh 


(V), SUR-dodecylsulfonate; g=0; m=2; 
X=S0 2 , M=NH4; . 


0.5 


12 


C.L basic blue 41 


(VI), SUR-2-hydroxy-3- 
(dodecyltrimethyl ammonium)- 
propanesulfate, triethanol aminic salt; 
n=l 

(\n\ m TR-OU r!infl»f1wlnctvlarnidor>rODvl 

ammonium)ethanesulfate, N- 
methylpyridinium; n=l 


0.5 


13 


Cl. basic oiue 4 


0.2 


14 

1 r 


N/fethvlene blue 


(VI), SUR-dimethyldodecyl amonium of 
acetic acid, triethanolaminic salt of; n=l 


0.5 


15 


C.I. Basic 22 


(VI), SUR-octyldimethyl ammonium 
ethane sulfate, ammonium salt; n=l 


1.0 



* the polarizer known according to application PCT WO 94/28073 (1994). 



It should be noted that the above-mentioned polarizers of both the dichroic and 
interference types based on the birefringent anisotropically absorbing layers having at least 



35 



one refraction index growing as the wavelength increases, assume the utilization of not 
more than 50% of the incident light energy. 

Use of the birefringent layer having the abnormal dispersion also allows to produce 
a polarizer that provides conversion of practically entire energy of a non-polarized 
radiation source into the polarized radiation. 

The proposed polarizer of said type includes; 

• a polarizing means for dividing a plurality of non-polarized light beams, that constitute 
the light incident on a polarizer, to the same plurality of identical pairs of the differently 
polarized light beams, and 

• a means for changing the polarization of at least one plurality of identically polarized 
light beams comprised by said plurality of pairs of the differently polarized light beams. 

Said polarizing means implemented in the form of the focusing optical elements, 
each consisting of at least one birefringent anisotropically absorbing layer adjacent to at 
least one optically isotropic layer, is optically registered with said means for polarization 
changing implemented in the form of a sectioned translucent birefringent plate. 

For simplicity, said polarizer will be referred to as the polarizer based on the 
transmissive type polarizing means. 

The characteristic feature of this polarizer is also the use, in said polarizing means, 
.of at least one birefringent anisotropically absorbing layer having at least one refraction 
index growing as the polarized light wavelength increases. 

Said focusing optical element of the claimed polarizer can be implemented in the 
form of a zone plate, which in its turn can be implemented in the form of an amplitude 
zone plate, wherein the even zones comprise at least one birefringent anisotropically 
absorbing layer adjacent to at least one optical isotropic layer, and the odd zones are 
manufactured of an optically isotropic material. 
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A phase zone plate can serve as the other version of the zone plate of the claimed 
polarizer. 

A phase zone plate can have at least one refraction index changing at least along 
one of the directions, inclusive of that along the plate. 

At least one refraction index of a phase zone plate can change in the direction 
along the plate plane according to a certain rule, including a non-monotonic change. 

The means for changing polarization of the claimed polarizer can also comprise a 
sectioned translucent birefringent anisotropically absorbing layer having at least one 
refraction index growing as the polarized light wavelength increases. 

At least one refraction index of at least one birefringent anisotropically absorbing 
layer in a polarizer based on a polarizing means of the transmissive type can be directly 
proportional to the polarized light wavelength. 

At least one birefringent anisotropically absorbing layer of the claimed polarizer 
can have a thickness whereat the interference extremum at output of a polarizer at least for 
one linearly-polarized light component is realized. Thereby thickness of at least one 
birefringent anisotropically absorbing layer satisfies the condition of obtaining, at output of 
an optical polarizer, the interference minimum for one linearly-polarized component of the 
passing light and the interference maximum for other orthogonal linearly-polarized 
component of the passing light. 

For manufacture of the claimed polarizer, layers are selected such that refraction" 
"index of the optically isotropic layer will coincide witfifor be maximally proximate to one 
of indices of the birefringent layer. 

Preferable is a polarizer characterized in that the means for changing polarization is 
implemented in the form of a sectioned translucent half-wave birefringent plate or a layer 
having sections disposed in focuses or outside focuses of focusing optical elements. 

When in the polarization changing means, used is an «achromatic» half-wave or 
quarter-wave (for circular polarizer) plate, wherein a phase carry-over (or travel 
difference) is an half or quarter of the wavelength, the polarization change, when light 
passes through such plate, takes place at all wavelengths of the operating range. 

Another version is a polarizer; characterized in that the polarization changing 
means is implemented in the form of a sectioned translucent birefringent plate having 
sections in the form of quarter- wave plates disposed outside focuses of the focusing optical 
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elements, and having sections in the form of plates determining a phase difference 
between the ordinary and extraordinary rays, that is different by n from the phase 
difference determined by said sections in the form of quarter-wave plates disposed in 
focuses of the focusing optical elements. 

The means for changing polarization of the claimed polarizer can be implemented 
in the form of a sectioned translucent polymerized planar layer of a liquid crystal having 
the twist structure, wherein the liquid crystal optical axis within thickness of said layer is 
rotated by angle of 90°, with sections disposed in focuses or outside focuses of the focusing 
optical elements. 

The claimed polarizer can be implemented in the form of a film or plate 
comprising said polarizing means in the form of focusing optical elements having different 
focal power for each polarized component of the non-polarized light incident upon the 
polarizer, and optically registered with said means for changing polarization of at least one 
plurality of identically polarized light beams. Said focusing optical elements can be in the 
form of the volume or phase collecting lenses, or various kinds of them known from the 
zone plate optics [see G.S. Landsberg, Optics, rev. and suppd. 5 th ed., «Nauka» publishers, 
Moscow, 1976]. 

A version of the claimed polarizer, for which the wavelength region where the 
abnormal dispersion is observed, differs from the operating wavelength range, is a 
polarizer comprising at least one birefringent anisotropically absorbing layer representing^ 
^'plurality of volume or phase lenses. In this case, by use of appropriate dyes for forming 
said lenses, it is possible to create a polarizer providing polarization in the IR-region too. 

It should be noted that the focusing optical elements can have not only the form of 
lenses, but be the form of mirrors, and combined ones. 

A distinguishing feature of the invention is the use, for manufacture of a polarizer, 
of at least one birefringent anisotropically absorbing layer having the abnormal dispersion, 
comprised by a polarizing means and implemented in some embodiments of means for 
changing polarization for at least one polarized light component. 

For forming said birefringent anisotropically absorbing layer having the abnormal 
dispersion, the materials and techniques used for the above-claimed polarizers of the 
interference and dichroic types can be utilized. 
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The above-discussed versions do not limit the possibility of using other materials 
for forming birefringent layers for the proposed optical polarizer. 

Selection of the techniques to apply an oriented birefringent material depends on 
the used material and is not important for the essence of the invention. The polarizing 
layers of a birefringent material according to the invention can be not only the flat ones, 
but can be the focusing ones, for example in the form of lenses and/or mirrors. 

Photolithography techniques can be used for creating sectioned birefringent layers. 
For application of thermotropiq polymer materials, extruders, including those having a 
great number (10-100) of flat dies and allowing to apply many layers of the required 
thickness of different polymer materials at one run, can be used. 

The final result of any used techniques must be an oriented layer of a birefringent 
material having, apart from refraction indices that vary at different axes, the dichroism too, 
with optimum values of absorption indices. 

Principle of operation of the claimed polarizer can be described as follows. A non- 
polarized light ray is incident on a first flat surface of a polarizer in the form of a film or 
plate comprising a polarizing means applied thereon. Said non-polarized light ray, passing 
through the polarizing means in the form of focusing optical elements having different 
focal power for each polarized component of the incident non-polarized light, is divided 
into a plurality of pairs of the differently polarized light beams. The resulting plurality of 
pairs of the differently polarized light beams is, at the same time, the two pluralities of ther 
" polarized light beams, wherein, in each of them, the'lfght is polarized identically for all the 
beams comprised by said plurality. Further, one of these pluralities of light beams 
comprised by said plurality of pairs of differently polarized light beams can have the form 
of, for example, parallel light beams linearly-polarized in the same plane, and the other 
plurality of light beams can be in the form, for example, of the light beams linearly- 
polarized in the plane that is orthogonal to the polarization plane of the first plurality of the 
beams convergent in focuses of the focusing optical elements, which (focuses) are 
regularly arranged on a second flat surface of a polarizer, which second surface comprises 
an applied thereon means for changing polarization of at least one plurality of the 
identically polarized light beams in the form of a sectioned translucent birefringent plate. 
At least one plurality of the identically polarized light beams, passing through said 
polarization changing means disposed on the second surface of the polarizer, changes its 
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polarization such that state of its polarization will be identical with polarization state of the 
other plurality of the also identically polarized light beams, that also passed through the 
second boundary of the polarizer. As the result, both said pluralities of the light beams 
leaving the polarizer based on a polarizing means of transmissive type, become polarized 
identically, and further both these pluralities of said light beams coming out of the 
polarizer transfer the light energy amounting to at least over 50% of the energy of the light 
incident on the light polarizer, and essentially in the same direction. 

The other kind of the claimed polarizer providing conversion of more than 50% of 
all the energy of a non-polarized radiation jnto the polarized one, is a polarizer based on a 
polarizing means of the reflecting type. 

Said polarizer is implemented in the form of at least one film or plate, whereon 
applied are a means for converting the incoming non-polarized light into a plurality of 
identical light beams, a polarizing means for dividing the non-polarized light beams into 
the polarized passing and reflected light beams having different polarization, and a means 
for changing polarization and direction of the light beams reflected from the polarizing 
means. 

A distinguishing feature of the claimed polarizer is a polarizing means comprising 
at least one birefringent anisotropically absorbing layer having at least one refraction index 
growing as the polarized light wavelength increases, or a birefringent layer having the 
constant, across the layer thickness, directions of the optical axes that change across th& 
~ layer thickness according to a certain rule. ~ 

Depending on the type of the used birefringent layer, division of the non-polarized 
light beams can be done either as into the linearly-polarized passing and reflected, with 
orthogonal polarizations, light, or into the circularly polarized passing and reflected, 
having opposite signs of the polarization rotation, light. 

The means for changing polarization and direction of the reflected light beams of 
the claimed polarizer can comprise a sectioned metallic mirror. 

Preferable is a polarizer whose polarizing means includes at least one birefringent 
anisotropically absorbing layer or a birefringent layer having constant, across the layer 
thickness, optical axes, and where upstream of the sectioned metallic mirror a quarter- 
wave plate is positioned. 
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Also preferable is a polarizer comprising at least one birefringent anisotropically 
absorbing layer having at least one refraction index that grows as the polarized light 
wavelength increases. 

Also preferable is a polarizer wherein the wavelength region, where the anisotropic 
absorption of the birefringent layer is observed, and thus the condition of the abnormal 
dispersion is met, coincides with the wavelength operating range. 

The most preferable is the use of birefringent anisotropically absorbing layers with 
at least one refraction index ,that is directly proportional with the polarized light 
wavelength. 

The polarizer according to the invention can comprise as at least one birefringent 
anisotropically absorbing layer, a layer formed of materials used for manufacturing the 
claimed polarizer of the interference type. 

The above-discussed versions do not limit the use of other materials for forming 
birefringent anisotropically absorbing layers for the proposed polarizer. 

A birefringent anisotropically absorbing layer in the proposed polarizer can be both 
a solid and liquid one. 

For manufacture of a birefringent layer having the constant, across the layer 
thickness, directions of the optical axes, polymer films oriented by uniaxial or biaxial 
tensions, transparent (not absorbing the light) in the operating wavelength range polymer 
films can be used. 

An example of birefringent layers having the^dtrection of the optical axis changing 
across the layer thickness according to a certain rule, is layers of cholesteric liquid crystals. 
In such layers, the optical axis corresponding to the long axes of the stick-shaped 
molecules, and, accordingly, to a greater refraction index, is rotated in the mental motion 
across the thickens remaining to be parallel to the layer plane. The distance across the 
thickness, whereat the optical axis makes the full rotation at 360° is referred to as the 
cholesteric spiral pitch. Direction of the optical axis rotation can be both clockwise, and 
such spiral is referred to as the right one, and counter-clockwise, and such spiral is referred 
to as the left one. Such structure (texture) of a birefringent layer of cholesteric liquid 
crystals is referred to as the planar one, or the Grandjean texture. The main optical 
properties of a birefringent layer of cholesteric liquid crystals of the planar texture are as 
follows: 
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1 . When the light is incident on the layer, there is a region of selective reflection of the 
light, the spectrum position of which region is proportional to the cholesteric spiral 
pitch. 

2. The spectrum width of the light selective reflection region is proportional to the 
refraction index anisotropy (i.e. the difference between the ordinary and extraordinary 
refraction indices). 

3. Within the light selective reflection region, one circularly polarized component of non- 
polarized light, direction of * which component coincides with the cholesteric spiral 
rotation direction, is reflected completely, the other circularly polarized component of 
the non-polarized light, direction of which component is opposite to the cholesteric 
spiral rotation direction, passes through the layer completely. 

Thus the planar texture cholesteric liquid crystal layer is a circular polarizer of the 
reflecting type for both the passing and reflected lights. Such layer can serve as, or can be 
included into a polarizing means for dividing the non-polarized light beams into the 
passing and reflected light beams having different polarizations. When necessary, the 
known quarter-wave plate can be used for converting the circular polarizations into the 
linear ones. 

Preferable is a polarizer according to the invention, where the polarizing means 
comprises at least one layer of a cholesteric liquid crystal. 

More preferable is a polarizer according to the invention comprising at least one 
layer of the cholesteric liquid crystal manufactured of a polymer cholesteric liquid crystal. 

At least one layer of the cholesteric liquid crystal has across its thickness a gradient 
of the cholesteric spiral pitch and, as the result, has the spectrum width of the light 
selective reflection band not less than 100 nm. 

The polarizing means of the reflecting type can comprise at least three layers of 
cholesteric liquid crystals having the light selective reflection band in three different 
spectrum ranges. 

The means for converting the incoming non-polarized light into a plurality of 
identical light beams can be implemented in the form of a system of microlenses or 
microprisms focusing the light beams coming thereto in the direction towards the interior 
of the polarizer. In particular, a microlens system can be implemented in the form of 
positive cylindrical microlenses entirely covering the polarizer surface. 
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Selection of techniques for manufacture of a polarizer according to the invention 
depends on the materials to be used for the birefringent layers, and is not important for the 
invention essence. 

For forming, on the surface of the proposed polarizer, a polarizing coating 
comprising at least one birefringent layer, the following standard methods can be used: 
lamination of the preliminarily oriented by drawing polymer films, application of the used 
materials in the liquid state by a roller, doctor blade, blade in the form of a non-rotating 
cylinder, application using a slif die, and other methods. In some cases, after a layer is 
applied, it is dried to remove solvents. In other cases, for example for thermoplastic 
polymer materials and vitrifying materials, the applied layer is cooled after application. 

The other techniques that can be used to obtain birefringent layers of the materials 
that form, when applied, the liquid crystal phase, consist in applying such material onto a 
substrate prepared beforehand for orientation of the liquid crystal phase [US Patent No. 2 
524 286 (1950)]. One of these techniques is an uni-directional rubbing of a substrate, or 
rubbing of a thin polymer layer applied thereon beforehand, which is known and used for 
orienting thermotropic low-molecular liquid crystal mixes in manufacture of LC-displays. 

Another technique for obtaining birefringent layers is the known technique of 
photo-orientation of the preliminarily applied, in this or other manner, layer using 
irradiation thereof by the linearly-polarized ultra-violet light. 

For applying birefringent layers of thermotropic polymer materials, extruders c2TT 
'be used, inclusive of the extruders having a number 3rf flat dies and allowing to apply 
several layers of different polymer materials of the required thickness at one run. 

For manufacture of a layer of cholesteric liquid crystals of the planar texture, the 
following materials can be used: cholesteryl esters, nematic liquid crystals doped with 
optically active compounds, so called chiral nematics wherein the optically active center is 
chemically connected with molecules of a nematic liquid crystal, polymer cholesteric 
liquid crystals, lyotropic cholesteric liquid crystals of, for example, polypeptides and 
cellulose ethers. 

The manufactured layers can be both liquid and solid. Curing of layers can be done 
be lowering a temperature, by evaporation of a solvent, polymerization, including photo- 
induced polymerization. 
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As the means to convert the incoming non-polarized light into a plurality of 
identical light beams, a system of microlenses, both the volume and flat Fresnel lenses, as 
well as the other means for focusing light beams, a system of microprisms in the form of 
volume prisms of, for example, the triangular shape, or flat prisms having, for example, the 
distributed across the thickness and surface refraction index, and also other means for 
deflecting the light rays. 

For manufacture of a system of microlenses or microprisms, the moulding, casting 
techniques can be used, for example filling the preliminarily prepared depressions of the 
desired shape in a polymer film with a polymer material having a greater refraction index; 
photo-induced polymerization, and other techniques. 

For applying a sectioned metallic mirror, the following standard methods can be 
used: thermal evaporation in vacuum, application in vapours with subsequent thermal 
treatment, magnetron sputtering, and other methods. For application of a mirror, 
aluminium (Al), silver (Ag), and other metals can be used. 

Principle of operation of the claimed polarizer based on a polarizing means of the 
reflecting type will be disclosed in description of the specific examples of this polarizer. 

As it is mentioned above, the above-claimed polarizers can be used in various 
devices for displaying information, in particular for manufacture of liquid-crystal 
indicating elements, including flat displays. 

The objective of the invention is to provide improved brightness and colour 
saturation of the images produced by a liquid-crystalindfcating element. 

This objective is to be attained by use of liquid-crystal indicating element (LCI), 
comprising a layer of liquid crystal positioned between a first and second plates, at least on 
one of said plates located are electrodes and a polarizer that includes at least one 
birefringent anisotropically absorbing layer having at least one refraction index that grows 
as the polarized light wavelength increases. 

For forming said layer, the same materials and techniques as for the above-claimed 
polarizers, are used 

An high quality of an image is to be provided by a LCI element comprising at least 
one polarizer of the interference type having high polarization characteristics. 

The claimed LCI element can further, on one plate, comprise a diffusion reflection 
layer, which layer is simultaneously an electrode, and at least one birefringent 
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anisotropically absorbing layer being located directly on the reflecting layer, or on a 
dielectric sub-layer applied on the reflecting coating. 

The other version of the LCI element is characterized in that on one of the plates, 
an additional layer of colour elements is formed between the polarizer and the plate. 

The polarizer of the claimed LCI element can further comprise at least one layer 
that reflects the light at least partially. Said light-reflecting layer can be made of a metal. 

At least one birefringent anisotropically absorbing layer of at least one polarizer of 
the claimed LCI element can beamplemented in the form of elements that differ from one 
another in the aspect of the phase delay and/or the polarization axis direction. 

One polarizer of the claimed LCI element comprises at least two birefringent 
anisotropically absorbing layers of different colours with mutually perpendicular direction 
of the polarization axes, applied one upon the other, or on at least one intermediate layer 
separating them; and on the other plate the polarizer comprises at least one birefringent 
anisotropically absorbing layer of gray colour having the polarization axis coinciding with 
the polarization axis direction of one of the birefringent anisotropically absorbing layers on 
the first plate. 

Use of the polarizer based on the polarizing means of the reflecting type, utilizing 
more than 50% of the non-polarized light, provides an high brightness and reduces the 
amount of power consumed by the LCI element. 

- . The proposed LCI element comprises a liquid crystal layer positioned between file 
"first and second plates, where at least on one of saidplates electrodes and the polarizer are 
positioned. At least one polarizer comprises: 

• a polarizing means for dividing a plurality of non-polarized light beams of the light 
incident upon the polarizer into the same plurality of identical pairs of the differently 
polarized light beams, which means is implemented in the form of focusing optical 
elements, each of which comprising at least one birefringent anisotropically absorbing 
layer having at least one refraction index that grows as the polarized light wavelength 
increases and is adjacent to at least one optically isotropic layer; said polarizing means 
being optically registered with a means for changing polarization of at least one of the 
identically polarized light beams comprised by said plurality of pairs of the differently 
polarized light beams. 
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At least one birefringent anisotropically absorbing layer of the focusing optical 
element of the claimed LCI element can be implemented in the form of a plurality of the 
volume or phase lenses. 

The focusing optical element of the claimed LCI element can be implemented in 
the form of a zone plate. 

A kind of a zone plate is an amplitude zone plate, whose even zones comprise at 
least one birefringent anisotropically absorbing layer adjacent to at least one optically 
isotropic layer, and the odd zones being implemented of an optically isotropic material 

The other kind of a zone plate is a phase zone plate. 

The means for changing polarization of the LCI element can comprise a sectioned 
translucent birefringent anisotropically absorbing layer having at least one refraction index 
that grows as the polarized light wavelength increases. 

The polarization changing means can be implemented in the form of a sectioned 
translucent half-wave birefringent plate, or a layer having sections disposed in focuses or 
outside the focuses of the focusing optical elements. 

The polarization changing means of the polarizer of the claimed LCI element can 
be implemented in the form of a sectioned translucent birefringent plate having sections in 
the form of quarter-wave plates disposed outside the focuses of the focusing optical 
elements, and having sections determining a phase difference between the ordinary and 
extraordinary rays, differing by % from the phase difference determined by said sectionsTn 
the form of quarter- wave plates disposed in focuses of ftfe focusing optical elements. 

The polarization changing means of the claimed LCI element can be implemented 
in the form of a sectioned translucent polymerized planar layer of a liquid crystal having 
the twist texture, with the rotation of the liquid crystal optical axis within the thickness of 
said layer by angle of 90°, with sections disposed in focuses or outside focuses of the 
focusing optical elements. 

The polarization changing means of the claimed LCI element can be implemented 
in the form of a sectioned translucent achromatic birefringent plate. 

An increased brightness and a lower power consumption are also provided by the 
LCI element, using the polarizer based on a polarizing means of the reflecting type. 

The proposed LCI element comprises a liquid crystal layer disposed between a first 
and second plates, at least on one of which plates positioned are electrodes and a polarizer. 
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At least one polarizer is implemented in the form of at least one film or plate, whereon 
applied are: means for converting the incoming non-polarized light into a plurality of 
identical light beams, a polarizing means for dividing the non-polarized light beams into 
the polarized passing and reflected light beams having different polarizations, which 
means comprises at least one birefringent anisotropically absorbing layer having at least 
one refraction index that grows as the polarized light wavelength increases, or a 
birefringent layer having the constant, across the layer thickness, directions of the optical 
axes, or a birefringent layer having the optical axes' directions that change across the layer 
thickness according to a certain rule, and a means for changing polarization and direction 
of the light beams reflected from the polarizing means. 

The means for changing polarization and direction of the reflected light beams of 
the claimed LCI element can comprise a sectioned metallic mirror. 

The polarizing means of the LCI element can comprise at least one birefringent 
anisotropically absorbing layer or a birefringent layer having the constant, across the layer 
thickness, directions of the optical axes, and having a quarter- wave plate upstream of the 
sectioned metallic mirror. 

The polarizing means of the claimed LCI element can comprise, as at least one 
birefringent layer having the optical axes' directions that change across the layer thickness 
according to a certain rule, at least one layer of a cholesteric liquid crystal that can be 
manufactured of a polymer cholesteric liquid crystal 

At least one layer of a cholesteric liquid crystal 1 can have, across the thickness, a 
gradient of the cholesteric spiral pitch, and, as the result, a spectrum width of the light 
selective reflection band of not less than 100 nm. 

The polarizing means can comprise at least three layers of cholesteric liquid 
crystals having the light selective reflection bands in three various spectrum ranges. 

The means for converting the incoming non-polarized light of the polarizer of the 
claimed LCI element can be implemented in the form of a system of microlenses or 
microprisms that focus the light beams coming out of them in the direction towards the 
interior of the polarizer. 

A system of microlenses can be implemented in the form of positive cylindrical 
microlenses that entirely cover the polarizer surface. 
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On a first surface of a film or plate, the polarizer of the claimed LCI element can 
comprise a system of microlenses and a sectioned metallic mirror optically registered with 
said system of microlenses, and on a second surface of a film or plate it can comprise at 
least one layer of a cholesteric liquid crystal. 

The polarizer of the claimed LCI, on the first surface of a film of plate, can 
comprise a system of microlenses, a sectioned metallic mirror optically registered with 
said system of microlenses, and a quarter-wave plate; and on the second surface the 
polarizer further comprises at least one birefringent aniso tropically absorbing layer or a 
birefringent layer having the constant, across the layer thickness, directions of the optical 
axes. 

The polarizer, on the first surface of a film or a plate, can also comprise a sectioned 
metallic mirror, and on the second, surface of film or plate applied are, sequentially, a 
system of microlenses optically registered with sections of the metallic mirror, and at least 
one layer of a cholesteric liquid crystal 

Preferable is a LCI element whose polarizer on the first surface of a film or plate 
comprises a sectioned metallic mirror and a quarter-wave plate, and on the second surface 
of a film or plate sequentially applied are a system of microlenses optically registered with 
sections of the metallic mirror and at least one birefringent anisotropically absorbing layer 
or a birefringent layer having the constant, across the layer thickness, directions of the 
optical axes. 

The polarizer of the claimed LCI element can comprise at least two laminated films 
or plates; on the external surface of the first film or plate applied is a first system of 
microlenses, on the internal surface of the first or second film or plate applied is a 
sectioned metallic mirror, and on the external surface of the second film or plate 
additionally applied is the second system of microlenses optically registered with sections 
of the metallic mirror and with the first system of microlenses; and at least one layer of a 
cholesteric liquid crystal. 

Preferable is a LCI element whose polarizer comprises at least two laminated films 
or plates; on the external surface of the first film or plate applied is a first system of 
microlenses, on the internal surface of the first or second film or plate applied are a 
sectioned metallic mirror and a quarter-wave plate, on the external surface of the second 
film or plate additionally applied are the second system of microlenses optically registered 
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with sections of the metallic mirror and with the first system of microlenses, and at least 
one birefringent anisotropically absorbing layer or a birefringent layer having the constant, 
across the layer thickness, directions of the optical axes. 

Preferable is a LCI element whose polarizer comprises at least two laminated films 
or plates; on the external surface of the first film or plate applied is a system of 
microprisms, on the internal surface of the first or second film or plate applied is a 
sectioned metallic mirror optically registered with the system of microprisms, on the 
external surface of the second film or plate applied is at least one layer of a cholesteric 
liquid crystal. 

Preferable is a LCI element whose polarizer comprises at least two laminated films 
or plates, on the external surface of the first film or plate applied is a system of 
microprisms, on the internal surface of the first film or plate sequentially applied are a 
sectioned metallic mirror optically registered with the system of microprisms, and a 
quarter-wave plate; on the external surface of the second film or plate applied is at least 
one birefringent anisotropically absorbing layer or a birefringent layer having the constant, 
across the layer thickness, directions of the optical axes. 

Preferable is a LCI element whose at least one polarizer further comprises an 
orienting layer formed of non-organic materials or on the basis of polymer materials. 

The orienting layer can be formed both on the birefringent anisotropically 
absorbing layer, and between the substrate and said layer. 

Another version is a LCI element, characterized^ m that at least on one of the plates 
at least one birefringent anisotropically absorbing layer of at least one polarizer is disposed 
on a transparent electrode, or between the plate and the electrode, or on a dielectric film 
covering the transparent electrode, or between the layer that orients the liquid crystal and a 
dielectric sub-layer that covers the electrode, or on the reverse side of the layers. 

Preferable is a LCI element, characterized in that on one plate formed is a 
diffusion-reflection coating that can simultaneously serve as an electrode, and at least one 
birefringent anisotropically absorbing layer being disposed directly on the reflecting 
coating or on a dielectric sublayer applied on the reflecting coating, or between the layer 
that orients the liquid crystal and the other layers applied on the reflecting coating. 
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At least one birefringent anisotropically absorbing layer used in all above-cited 
versions of the LCI element can have at least one refraction index that is directly 
proportional to the polarized light wavelength. 

At least one birefringent anisotropically absorbing layer of at least one polarizer in 
all above-cited versions of the LCI element can have a thickness whereat the interference 
extremum at output of the polarizer at least for one linearly-polarized light component is 
realized. 

Thickness of at least one-, birefringent anisotropically absorbing layer of at least one 
polarizer in all above-cited versions of the LCI element can satisfy the condition of 
obtaining the interference minimum at output of the polarizer for one linearly-polarized 
light component and the interference maximum for the other orthogonal linearly-polarized 
light component. 

At least one polarizer in all above-cited versions of the LCI element comprising at 
least two layers, comprises, as at least one of them, a birefringent anisotropically absorbing 
layer, and the other layer is the optically isotropic one whose refraction index coincides 
with, or maximally proximate to one of the indices of a birefringent layer. 

At least one polarizer in all the above-cited versions of the LCI element comprising 
at least two birefringent layers, comprises, as at least one of them, the anisotropically 
absorbing layer, one refraction index of which layer coincides with, or maximally 
proximate to one of the indices of the birefringent layer, and the second refraction indices 
' of the birefringent layer and the birefringent anisotropically absorbing layer differ from 
one another. 

By varying the used dyes in a LLC composition, LC-devices with different colour, 
including the gray one, can be created. The gray colour can be also obtained by the layer- 
by-layer application of a birefringent anisotropically absorbing layer of yellow, red and 
blue colours when they are formed on plates of a dish. 

Use of an associate of dichroic dyes comprising ionogenic groups with at least one 
mole of an organic, particularly surface-active ion for forming a birefringent 
anisotropically absorbing layer provides a good orienting capability of a polarizer when it 
is disposed inside a LCI element, whereby the necessity to apply additional orienting LC 
layers is avoided. By varying the structure of an organic ion, the orienting and wetting 
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capabilities of solutions in manufacturing polarizers can be changed, which is important 
for manufacturing LCI elements of various types. 

Further, the presence of low-motion organic ions in polarizing coatings provides a 
low conductivity, which in its turn lowers the energy consumption, thus extending service 
life of liquid crystal devices. Thereby the necessity to apply additional insulating layers 
when polarizers are disposed internally is avoided. 

Variety of the colour arrangements of the claimed LCI element is provided by using 
the most different dyes, for example those of (II- VI) formulas, for manufacture of 
polarizers. 

Use of the interference polarizers based on birefringent anisotropically absorbing 
layers provides an high brightness and homogeneity across the surface of the claimed LCI 
element, as well as good angular characteristics and the absence of shadows in operation 
for the reflection. 

An increased brightness of a LCI element with simultaneous lowering of the energy 
consumption is achieved by a polarizer utilizing more than 50% of the incident light 
energy. 

Use of the above-mentioned materials for forming birefringent anisotropically 
absorbing layers provides the possibility to manufacture both monochromatic and colour 
LCI elements and displays based thereon. 

- . To attain an high brightness and contrastness of the image in the proposed device 
"intended for manufacturing the high-resolution" displays, additional orienting and 
brightening layers can be used alongside with birefringent anisotropically absorbing layers. 

Use of the claimed polarizers based on birefringent anisotropically absorbing layers 
does not exclude the use of conventional film-based polarizing films, in particular iodine 
polarizers based on PVA. For example, combination of the internal polarizer on the 1 st 
plate having a iodine-based reflecting or transmissive polarizer glued onto the external side 
of the second plate, allows to create a device having an high image brightness and contrast 
and not requiring an additional glass usually used to protect a polarizer glued onto the 

external side of a first glass. 

Further, using a polarizer based bh birefringent anisotropically absorbing layers, LC 
indicating elements with the external arrangement of polarizers can be manufactured. For 
this purpose, birefringent anisotropically absorbing layers are applied on a transparent 
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isotropic polymer film, whereafter the so produced film polarizer is glued onto the external 
side of the plates. It should be noted that the LC device produced in this way comprises 
much less layers as compared with the LC device having conventional polarizers based on 
the PVA films. 

Brief Description of Drawings 

A polarizer of the interference type according to the invention is illustrated by 
certain examples of the specific* embodiment as shown in Figs. 1-3. Fig. I schematically 
shows a one-layer polarizer of the reflecting type according to the invention. Fig. 2 
schematically shows kinds of dependencies of the refraction index of layers in polarizers 
on the light wavelength. Fig. 3 schematically shows a multi-layer polarizer according to the 
invention. 

A polarizer of the dichroic type and a circular polarizer based thereon are 
represented in Fig. 4-5. 

A polarizer based on a polarizing means of the transmissive type according to the 
invention is illustrated by specific examples of a particular embodiment shown in Figs. 6 - 
12. 

Fig. 6 schematically shows a cross section of one version of the proposed polarizer 
implemented in the form of one film, on whose surface applied is the following: a 
polarizing means in the form of volume lenses made of birefringent anisotropically 
absorbing material, and a means for changing polarizatfon of polarized light beams in the 
form of a sectioned translucent birefringent plate, sections of which plate are disposed in 
focuses of said volume lenses. Fig. 7 schematically shows a general view of the proposed 
polarizer according to Fig. 6. Fig. 8 schematically shows a cross-section of one of versions 
of the proposed polarizer implemented in the form of one film, on the surface of which 
film applied are: a polarizing means in the form of said volume lenses, and a means for 
changing polarization of the polarized light beams, implemented in the form of a sectioned 
translucent birefringent plate whose sections are disposed outside focuses of said volume 
lenses. Fig. 9 schematically shows a cross-section of a version of the proposed polarizer in 
the form of one film, on the surface of which film applied are: a polarizing means in the 
form of amplitude zone plates made of interleaving layers of birefringent and optically 
isotropic materials, and a means for changing polarization of the polarized light beams 



52 



implemented in the form of a sectioned translucent birefringent plate having sections in 
the form of quarter-wave plates disposed outside focuses of said amplitude zone plates and 
sections determining the phase difference between the ordinary and extraordinary rays, 
differing by n from the phase difference determined by said sections in the form of quarter- 
wave plates disposed in focuses of said amplitude zone plates. Fig. 10 presents a cross 
section of one of the possible designs of an amplitude zone plate used in the version of the 
proposed polarizer according to Fig. 9, Fig. 1 1 shows a cross section of a phase zone plate 
made of three layers, one of which is birefringent anisotropically absorbing one, and two 
other are optically isotropic with different refraction indices:. one index is equal to the 
ordinary refraction index of a birefringent layer, the other being equal to the extraordinary 
one. Boundaries of these layers have a surface profile allowing them, when said ratios of 
the refraction indices exist, to play the role of arrays of identical phase zone plates capable 
of focusing the rays that are linearly-polarized in mutually orthogonal planes. These arrays 
of phase zone plates are shifted with respect to one another by an half width of one such 
zone plate. Fig. 12 shows a cross section of a version of the proposed polarizer in the form 
of a film, on the surface of which film applied are: a polarizing means in the form of phase 
zone plates of the interleaving birefringent anistropically absorbing and optically isotropic 
materials, the design of which plates is shown in Fig. 11, and a means for changing 
polarization of the beams of the polarized light implemented in the form of a sectioned 
translucent birefringent plate, whose sections are disposed in focuses of said volume 
lenses. 

A polarizer based on a polarizing means of the reflecting type according to the invention is 
illustrated by specific examples of the particular embodiment shown in Fig. 13-21. 

Fig. 3 schematically shows a cross section of the proposed polarizer, characterized 
in that it is implemented in the form of one film or plate, on a first surface of which film or 
plate applied is a system of microlenses and a sectioned metallic mirror, on a second 
surface thereof applied is a polarizing means including at least one layer of a cholesteric 
liquid crystal. Fig. 14 schematically shows a general view of the proposed polarizer 
according to Fig. 13. Fig. 15 schematically shows a cross section of the proposed polarizer, 
characterized in that the same is implemented in the form of one film or plate, on a first 
surface of which film or plate applied are a system of microlenses, a sectioned metallic 
mirror and a quarter-wave plate, and on a second surface thereof applied is a polarizing 
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means including at least one birefringent layer having the constant, across the layer 
thickness, directions of the optical axes. Figs. 16 and 17 schematically show a cross 
section of the proposed polarizer, characterized in that the same is implemented in the 
form of one film or plate, on a first surface of which film or plate applied is a sectioned 
metallic mirror, and on a second surface thereof applied is a polarizing means and a system 
of microlenses. Figs. 18 and 19 schematically show a cross section of versions of the 
proposed polarizer implemented in the form of two laminated films or plates, on whose 
external surfaces applied are a polarizing means and two systems of microlenses, and on 
the internal surfaces thereof applied is a, sectioned metallic qiirror 37. Figs. 20 and 21 
schematically show a cross section of versions of the proposed polarizer implemented in 
the form of two laminated films or plates, on whose external surfaces applied are a 
polarizing means and a system of microprisms, and on the internal surfaces thereof applied 
is a sectioned metallic mirror 37. 

Examples of the claimed LCI elements in the most typical configurations are shown 
in Figs. 22-21. Fig, 22 schematically shows an element of the transmissive type based on a 
conventional twist-nematic; Fig. 23 schematically shows LCI element of the transmissive 
type based on a conventional twist-nematic, having other arrangement of the polarizing 
layer and electrodes; Fig. 24 schematically shows a LC indicator of the reflecting type 
based on a conventional twist-nematic; and Fig. 25 schematically shows a LC indicator of 
the transmissive type based on a supertwist-nematic; Fig. 26 schematically shows a EC 
' indicator comprising the colour-switching effect, and Fig. 26 schematically shows a matrix 
LC indicator. 

Description of the preferable embodiments of the claimed polarizer and a 
liquid crystal indicating element 

A polarizer of the interference type 

Fig. 1 shows a diagram of a one-layer polarizer of the reflecting type according to 
the invention, comprising birefringent anisotropically absorbing layer 1, said polarizer is 
characterized in that both its refraction indices (extraordinary n e and ordinary no) are 
proportional to the polarized light wavelength. In the most simple version, layer 1 is 
adjacent from two sides to air. In more complex versions, on one of its surfaces applied is 
a light-reflecting coating. Layer 1 can be applied also on a substrate, and be, for example, 
of a transparent glass (shown in Fig. by phantom line). 
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Operation of the proposed polarizer of the reflecting type can be explained as follows. The 
non-polarized light consists of two linearly-polarized components 2 and 5, the polarization 
planes of which components are mutually perpendicular (these two components are 
conventionally separated in Fig. 1 for illustrative purposes and better understanding). 
Component, 2 polarized in parallel to the optical axis of birefringent anisotropically 
absorbing layer 1, is partially reflected from the boundary of layer 1, thus forming ray 3 . A 
partial reflection of light of the boundary of interface between layer 1 and the medium 
takes place due to a jump (difference) of refraction index at said boundary. For a partial 
reflection of light, a light-reflecting coating additionally applied on layer 1 can be used. 
The other portion of energy of component 2, having passed through birefringent 
anisotropically absorbing layer 1, is reflected from the second boundary of layer 1, and 
passes through layer 1 once again, thus forming ray 4. The reflected rays 3 and 4 are 
polarized in the same way as component 2. 

Thickness of layer 1 is selected such that the optical difference of travel A e for rays 
3 and 4, that corresponds to a greater refraction index n e , will be equal to an odd number of 
the polarized light half-waves, A e = X/2 + rnX, where X is the light wavelength, m is the 
interference order. In the case when media at both sides of layer 1 are transparent (non- 
absorbing) and have refraction indices that are less than those of layer 1, then the optical 
difference of travel is Ae = 2dn e + X/2, where d is thickness of layer, and value X/2 is a 
phase jump in reflection from the first boundary as from a more optically dense medium, 
'in this case, the result of interference of rays 3 and 4 is%eir mutual attenuation, and in the 
optimum version - their complete blanking. The complete blanking of rays 3 and 4 is 
achieved when intensities (amplitudes) of rays 3 and 4 are identical or proximate in respect 
of their value, which can be achieved by an appropriate selection of reflectances from 
boundaries of layer 1, for example, owing to an additionally applied light-reflecting 
coating. The light-reflecting coating can be a metallic or dielectric one, of the one-layer, or 
multi-layer type. When the condition of proportionality of the extraordinary refraction 
index of birefringent anisotropically absorbing layer 1 to light wavelength (n e ~ X) is met, 
then equality Ae = 2dn^ X/2 = X/2 + mX will be met for the whole range of the operating 
light wavelength range, which provides high polarization characteristics in a wide 
spectrum region. 
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The other linearly-polarized component 5, polarized perpendicularly to the optical 
axis of birefringent anisotropicaLly absorbing layer 1, is partially reflected from the first 
boundary of layer 1, thus forming ray 6. The other portion of component 5, having passed 
through layer 1, is reflected from the second boundary of layer I, passes layer I once 
again, thus forming ray 7. The reflected rays 6 and 7 are polarized in the same way as 
incoming component 5. The result of interference of rays 6 and 7 is their mutual 
intensification, i.e. the interference maximum, for the optical difference of travel between 
them, A 0 that corresponds to the ordinary (small) refraction index is an integer of 
wavelengths Ao = 2dno+ A/2 = A/2 + mA (phase jump A/2 when ray 6 is reflected from the 
first boundary of layer 1 also occurs for this component). When the condition of 
proportionality of the ordinary refraction index of birefringent anisotropically absorbing 
layer 1 to light wavelength fa* - A) is met, then equality of A 0 - 2dn G + A/2 = mA will be 
met for the whole range of the operating light wavelengths, which means elimination of 
the spectral dependency of the polarizer's polarization characteristics. 

Thus, in a wide spectrum range, as the result of interference, the total reflection of 
component 2, polarized in parallel to the quick axis of layer 1 of a birefringent material, is 
much smaller than reflection of component 5 that polarized perpendicularly to the quick 
axis of layer 1 . 

Also possible realization of the reverse situation when as the result of the 
interference, the total reflection of component 2 polarized in parallel to the optical axis of 
layer 1 of birefringent material 1 is much greater than reflection of component 5 polarized 
perpendicularly to the optical axis of layer 1. This situation can take place when thickness 
of layer 1 is selected such that the optical difference of travel A e for rays 3 and 4, 
corresponding to the extraordinaiy (greater) refraction index n e , is an even number of the 
polarized light half-waves A e = mA. In this case the result of the interference of rays 3 and 
4 is the interference maximum, i.e. their mutual intensification. Further, the optical 
difference of travel A G for rays 6 and 7, corresponding to the ordinary (small) refraction 
index n,, is an odd number of the polarized light half-waves A e = A/2 + mA. In this case the 
result of the interference of rays 6 and 7 is the interference minimum, i.e. their mutual 
attenuation. Now, as the result of the interference, the total reflection of component 2, 
polarized in parallel to the optical axis of layer 1 of a birefringent material, is much greater 
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than reflection of component 5, polarized perpendicularly to the optical axis of layer I of a 
birefringent material. 

Fig. 2 schematically shows dependencies of the refraction index of layers in 
polarizers on the visible light wavelength, i.e. in the region of 400-700 nm. Curve 8 
corresponds to the polarizer according to the prototype, wherein the refraction index of 
layers decreases as the light wavelength increases. Such dependency in optics referred to 
as the normal dispersion, and is characteristic for transparent materials. Curve 9 
corresponds to the polarizer according to the invention, wherein at least one refraction 
index of layers grows as the light wavelength increases. Such dependency in optics is 
referred as to the abnormal dispersion, and for the purpose to realize such dependency a 
polarizer must be designed in a special way. The carried-out experiments and analyses 
have shown that for this purpose preferable is a polarizer, characterized in that at least one 
birefringent anisotropically absorbing layer has the maximal refraction index not less than 
0.1 in the operating wavelength range. Here, as in optics, refraction index of the 
manufactured layer k is determined (see also GOST standard 7601-78) as a coefficient at 
the virtual portion in the universal refraction index of a manufactured layer of a material Z 
- n - ik. Curve 10 corresponds to a preferable version of a polarizer according to the 
invention, characterized in that at least one birefringent anisotropically absorbing layer has 
at least one refraction index directly proportional to the polarized light wavelength at least 
at a certain range of the operating wavelength. The direct proportionality of the refraction 
" index to the light wavelength is a more strict requirement (condition), than a usual growth 
of refraction index as the light wavelength increases. High polarization characteristics in a 
wide spectrum region are provided in a polarizer that is characterized in that the refraction 
index grows as the polarized light wavelength increases but in a certain range of the 
operating wavelength, and at all wavelengths. 

It should be noted that the wavelength range wherein the anisotropic absorption 
takes place and, consequently, the abnormal dispersion is observed, can coincide and not 
coincide with the wavelength operating range. For the claimed polarizers of the 
interference type, preferable is a wavelength operating range, wherein the abnormal 
dispersion is observed, i.e. at least the refraction index grows as the light wavelength 
increases. 
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Fig. 3 schematically shows a multi-layer polarizer according to the invention, 
comprising 4 birefringent anisotropically absorbing layers 1, characterized in that the 
extraordinary refraction index n c of these layers grows as the polarized light wavelength 
increases. Said layers 1 are applied as interleaved with four layers 11 of an optically 
isotropic material, the ordinary refraction index rio of a birefringent material coinciding 
with, or being proximate to refraction index n* of the optically isotropic material. The 
birefringent anisotropically absorbing layers 1 can be implemented as being identical, or of 
different materials, being different, for example, in respect of spectrum ranges, within 
which ranges the extraordinary refraction index n e grows as the wavelength increases. 

Operation of the proposed polarizer can be explained as follows. A non-polarized 
light consists of two linearly-polarized components 2 and 5, the polarization planes of 
which components are mutually perpendicular (these two components in Fig. 3 are 
conventionally separated for the illustrative purposes and better understanding). 
Component 2 that is polarized in parallel to the optical axis birefringent anisotropically 
absorbing layers 1, is partially reflected from boundaries of layers 1 and optically isotropic 
layers 11, thus forming rays 3. The reflected rays 3 are polarized in the same way as 
incoming component 2. 

Thickness of layers 1 is selected such that the result of interference of all rays 3 is 
the interference maximum, i.e their mutual intensification. The reflectance thereby reaches 
98-99.9%, which means that linearly-polarized component 2 is practically completely 
"reflected from a polarizer, forming ray 12. When a^more rigorous, than simple increase; 
condition is satisfied, namely the condition of the direct proportionality of the 
extraordinary refraction index of birefringent anisotropically absorbing layers 1 to the light 
wavelength (tie - A,), the interference maximum condition will be met for the whole 
operating wavelength range. 

To the other non-polarized light component 5, that is linearly-polarized 
perpendicularly to the optical axis of layers 1, corresponds the ordinary refraction index ^ 
of layers 1, being equal to refraction index n; of the optically isotropic layer (n*, = n,). In 
this case there is no any reflection from boundaries of layers 1 and 11, and linearly- 
polarized component 5 passes through a multi-layer polarizer completely, without any 
reflections, thus forming ray 13. Reflection of component 5 from the external surfaces of a 
polarizer can be eliminated using the usual method of «brightening», i.e. by applying on 
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the external surfaces the isotropic layers having the optical thickness about a quarter of 
wavelength and refraction index of n^' 2 . 

As the result, the polarized light impinging upon a multi-layer polarizer is divided 
into two parts and transformed into linearly-polarized ray 12 that passes through a 
polarizer, and orthogonally polarized ray 1 3 reflected from a polarizer. 

The above-discussed examples do not limit the possible versions of specific 
embodiments of the proposed polarizer. 

Thus, in all the above-cited examples, provided are high polarization characteristics 
of a polarizer in a wide spectrum region, when not more than 1Q layers are used. 

A polarizer of the dichroic type 

Principle of operation of the captioned polarizer is based on that the polarized light 
while passing trough said layer is partially absorbed by the chromophore system of a dye. 
Thereby passes only that portion of the light waves, wherein direction of oscillations of the 
electromagnetic field electric component is perpendicular to optical transition dipole 
moment (Fig. 4). 

When a birefringent anisotropically absorbing layer is applied on a quarter-wave 
birefringent plate or a film at angle of 45° to the main optical axis of a substrate, a circular 
polarizer can be manufactured (Fig. 5, a and b are directions of the ordinary and 
extraordinary rays, respectively, n is the polarizing layer polarization vector direction^ 
' Thickness of a birefringent film must satisfy the following condition: 

d(n 0 -n^)->J4 + mX/2, 
where d is thickness of a polymer film; and n e are the ordinary and extraordinary 
refraction indices; X is wavelength; m is an integer. 

A polarizer based on a polarizing means of the transmissive type 

Fig. 6 schematically shows a cross section of one version of the proposed polarizer 
implemented in the form of one film 11, on the surface of which film applied are: a 
polarizing means in the form of volume lenses 15 made of a birefringent anisotropically 
absorbing material, and means for changing polarization of beams 18 of the polarized 
light, implemented in the form of a sectioned translucent half-wave birefringent plate, 
sections 19 of which plate are disposed in focuses of said volume lenses 15. The means for 
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changing polarization of beams 1 8 of the polarized light can be also implemented in the 
form of a sectioned translucent polymerized birefringent layer of a liquid crystal having the 
twist structure, with rotation of the optical axis of the liquid crystal within thickness of 
said layer at angle of 90°, sections of which layer are also disposed in focuses of said 
volume lenses 15. 

Operation of the proposed polarizer can be explained as follows (for better 
understanding, in Fig. 6 travel of rays of different polarizations 17 and 18, and, 
consequently, their extensions 13 and 20, is shown at the neighbouring elementary cells of 
the considered polarizer). Non-polarized^ light 14 is incident on a first surface of a 
polarizer, whereon volume lenses 15 are disposed. Passing through volume lens 15 made 
of a birefringent material - optical axis 16 being in the pattern plane and the ordinary 
refraction index being equal to refraction index of the isotropic material of film 11, - 
component 17 that is linearly-polarized perpendicularly to the pattern plane, having passed 
lens 15, does not undergo refraction at the boundary of interface of lens 15 and film 11, 
owing to which circumstance light beam 17, retaining the direction and shape of incident 
light beam 14, passes through the second boundary of film 11, thus forming parallel light 
beam 13, polarized perpendicularly to the pattern. Sectioned translucent half-wave 
birefringent plate practically does not affect polarization of parallel light beams 13, for the 
transverse dimensions of its sections 19 are selected as to be much smaller than those of 
volume lenses 15 (for example, the transverse dimensions of sections 19 of a half- wave 
'plate are 10 mem, and those of microlenses are 100350 mem). Passing through volume 
lens 15 made of a birefringent material - optical axis 16 being disposed in the pattern 
plane, and the extraordinary refraction index exceeding refraction index of the isotropic 
material of film 11 - component 18 that is linearly-polarized in the pattern plane, having 
passed through lens 15, is focused on the second surface of film 11, where disposed is 
section 19 of the sectioned translucent half-wave birefringent plate, which section, when 
convergent light beam 18 passes therethrough, changes polarization of said beam, thus 
forming divergent light beam 20, that is linearly-polarized perpendicularly to the pattern 
plane. Such change of the polarization plane is caused by the known optical properties of a 
translucent half- wave birefringent plate having the optical axis directed at angle of 45° to 
the plane of polarization of the light incident thereto. Thus, as the result of operation of 
this polarizer, energy of non-polarized light 14 is converted into energy of the outcoming 



60 



highly polarized beams 13 and 20, having identical linear polarization, to an extent over 
50%. 

Fig. 7 schematically shows a general view of the proposed polarizer, a cross section 
of which polarizer is shown in Fig. 6. This polarizer is implemented in the form of a film 
or plate 11, on a first surface of which film or plate applied is a system of cylindrical 
microlenses 15 made of a birefringent material, and on a second surface of film or plate 1 1 
applied is a means for changing polarization of the linearly-polarized light beam incident 
thereon, which means has the form of a system of strips 19 of translucent birefringent 
films, said system being optically registered with said system of cylindrical lenses 15. Fig. 
7 also shows the travel of beam 14 of non-polarized light incident on polarizer, and the 
travel of direction-coincident beams 13 and 20 of light outcoming from the polarizer, 
which light is linearly-polarized in one plane. 

Fig. 8 schematically shows a cross section of one version of the proposed polarizer 
implemented in the form of film 1 1, on the surface of which film applied are: a polarizing 
means implemented in the form of said volume lenses 15, and a means for changing 
polarization of beams 17 of polarized light, implemented in the form of a sectioned 
translucent half-wave birefringent plate, sections 21 of which plate are disposed outside 
focuses of said volume lenses 15. The means for changing polarization of beams 17 of the 
polarized light can also be implemented in the form of a sectioned translucent polymerized 
birefringent layer of a liquid crystal having the twist structure, with rotation of the optical 
"axis of the liquid crystal within thickness of said layefat angle of 90°, sections of which 
layer are also disposed outside focuses of said volume lenses 15. 

Operation of the proposed polarizer can be explained as follows (for the sake of 
clarity, in Fig. 8 the travel of rays of different polarizations 17 and 18, and, consequently, 
their extensions 22 and 23, is shown at the adjacent elementary cells of the considered 
polarizer). Non-polarized light 14 is incident on a first surface of a polarizer, whereon 
volume lenses 15 are disposed. 

Component 17, linearly-polarized perpendicularly to the pattern plane, passing 
through volume lens 15 made of a birefringent material - optical axis 16 being disposed in 
the pattern plane and the ordinary refraction index being equal to refraction index of the 
isotropic material of film 11 - and having passed through said lens 15, does not undergo 
any refraction at the boundary of interface of lens 15 and film 11, so that light beam 17 
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retains the direction and shape of incident light beam 14. Passing through the second 
boundary of film 11, whereon sections 21 of the sectioned translucent half-wave 
birefringent plate are disposed, light beam 17 changes its polarization, thus forming 
parallel beam 22 of the light polarized in the pattern plane. Such change of the polarization 
plane is caused by the known optical properties of a translucent half-wave birefringent 
plate having the optical axis directed at angle of 45° to the plane of polarization of the light 
incident thereon. Intervals between sections 21 of the sectioned translucent half- wave 
birefringent plate do not practically affect polarization of parallel light beams 46, because 
the transverse dimensions of its sections 19 are selected as to be much smaller than those 
of volume lenses 15 (for example, the transverse dimensions of intervals between sections 
19 of a half- wave plate are 10 mem, and those of microlenses are 100-200 mem). Passing 
through volume lens 15 made of a birefringent material - optical axis 16 being disposed in 
the pattern plane, and the extraordinary refraction index exceeding refraction index of the 
isotropic material of film 11,- component 18 that is linearly-polarized in the pattern plane, 
having passed through lens 15, is focused on the second surface of film 1 1, thus reaching 
the interval between two neighbouring sections 21 of the sectioned translucent half- wave 
birefringent plate and then leaving the polarizer in the form of divergent light beam 23 that 
is polarized, as beam 18, in the pattern plane. Thus, as the result of operation of this 
polarizer, energy of non-polarized light 14 is converted into energy of the outcoming 
highly polarized beams 13 and 20 having identical linear polarization, to an extent over 
50%. 

Fig. 9 schematically shows a cross section of one version of the proposed polarizer 
implemented in the form of film 11, on surface of which film applied are: a polarizing 
means in the form of amplitude zone plates 24 made of interleaving layers of the 
birefringent and optically isotropic materials, and a means for changing polarization of 
beams 17 and 18 of the polarized light, implemented in the form of a sectioned translucent 
birefringent plate having sections 25 in the form of quarter-wave plates disposed outside 
focuses of said amplitude zone plates 24, and having sections 26 in the form of plates 
determining the phase difference between the ordinary and extraordinary rays, being 
different by X from the phase difference determined by said sections 25 in the form of 
quarter-wave plates disposed in focuses of said amplitude zone plates 24. 
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Operation of the proposed polarizer can be explained as follows (for clarity, in Fig. 
9 the travel of rays of different polarizations 17 and 18, and, consequently, the travel of 
their extensions 27 and 28, is shown on neighbouring elementary cells of the considered 
polarizer). Non-polarized light 14 is incident on a first surface of a polarizer, whereon 
disposed are amplitude zone plates 24. Linearly-polarized perpendicularly to the pattern 
plane component 17, passing through amplitude zone plate 24 made of interleaving layers 
of a birefringent anisotropically absorbing material and optically isotropic material - 
optical axis 16 of said birefringent material being disposed in the pattern plane, and its 
ordinary refraction index being equal to refraction index of said isotropic material, having 
passed zone plate, is not reflected in any way from boundaries of interface of interleaving 
birefringent and isotropic layers, so that light beam 17 continues to retain the direction and 
shape of incident light beam 14. Beam of light 17 that is linearly-polarized 
perpendicularly to the pattern plane, passing through the second boundary of film 11, 
whereon, outside the focus of said amplitude zone plate 24, disposed are sections 25 of the 
sectioned translucent quarter-wave birefringent plate, changes its polarization, thus 
forming parallel beam 27 of the circularly polarized light. Thereby the translucent 
birefringent plate having sections 26, disposed in intervals between said sections 25 of the 
translucent quarter-wave birefringent plate, and determining the phase difference between 
.the ordinary and extraordinary rays differing by n from the phase difference determined by 
said sections 25 of the translucent quarter-wave birefringent plate, does not practically 
* affect polarization of parallel light beams 27, because its transverse dimensions are 
selected to be much smaller than the transverse dimensions of amplitude zone plate 24 (for 
example, the transverse dimensions of birefringent plate 26 are 10 mem, and the transverse 
dimensions of the amplitude zone plate are 100-200 mem). Linearly-polarized component 
18, that is polarized in the pattern plane, passing through amplitude zone plate 24 made of 
interleaving layers of the birefringent anisotropically absorbing and optically isotropic 
materials - the optical axis 16 of said birefringent material being disposed in the pattern 
plane, and the extraordinary refraction index thereof exceeding refraction index of said 
isotropic material, - having passed zone plate 24, is focused on the second surface of film 
11, whereon disposed are sections 20 of the translucent birefringent plate 11 determining 
the phase difference between the ordinary and extraordinary rays, differing by n from the 
phase difference determined by sections 25 of the translucent birefringent plate, which 
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sections are quarter-wave plates and when the convergent, linearly-polarized in the pattern 
plane, light beam 18 passes through them, they change its polarization, thus forming 
divergent beam 28 of the circularly polarized light of the same sign as the circularly 
polarized light in beam 27. Such change of the polarization plane of beams 17 and 18 is 
caused by the known optical properties of the appropriate translucent birefringent plates 
having the optical axis directed at angle of 45° to the plane of polarization of the light 
incident thereon. Thus, as the result of operation of the polarizer, energy of non-polarized 
light 14, to an extent over 50%, is converted into the energy of the outcoming highly 
polarized beams 27 and 28 having the identical circular polarization. 

Fig. 10 shows a cross section of one of the possible designs of an amplitude zone 
plate used in the version of the proposed polarizer according to Fig. 9. In design of 
amplitude zone plate 24, cross section of which plate is shown in Fig. 10, used are regions 
1 of a birefringent anisotropically absorbing material having refraction indices of the 
ordinary ray, and of the extraordinary ray, whose conventionally designated optical axes 
16 are disposed in the pattern plane and positioned between layers of the optically 
isotropic material 30, 31 and 32, having refraction index n 0 . Owing to this circumstance, 
said amplitude zone plate transmits, without changing the geometry of the beam and the 
intensity of the light, light beams 5 that are polarized perpendicularly to the pattern plane, 
forming at output of said amplitude zone plate a parallel light beam 17, linearly-polarized 
perpendicularly to the pattern plane, and transmits rays 29, delaying rays 2, both of them 
"being linearly-polarized in the pattern plane, forming Ifom rays 29, owing to diffraction, 
convergent beam 18 that is also linearly-polarized in the pattern plane. To provide the 
above-described operation of said amplitude zone plate, certain relationships must be 
maintained between refraction indices n e , n 0 , light wavelength A,, thickness of layer 1, as 
well as between thicknesses layers 30 and 32 that provide the absence of transmission of 
beams 2 linearly-polarized in the pattern plane by zones of said amplitude zone plate 
having portions 1 of layers made of a birefringent material owing to the phenomenon of 
interference in thin films. For example, for the case shown in Fig. 10, this relationship has 
the form of 2d 2 n e + 7J2 = mA,, where m is an integer referred as the interference order. 
Thus, at output from the amplitude zone plate formed are two light beams: the parallel one 
17 and the convergent one 18, which beams have the linear polarization in two mutually 
orthogonal planes. 
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Fig 1 1 shows a cross section of a phase zone plate made of three layers, one of 
which 11 is the isotropic layer and has refraction index nj, the other layer lis the 
birefringent anisotropically absorbing one, having refraction index ^ along axis 16 lying 
in the pattern plane, and n 2 > nj along axis 33 perpendicular to the pattern plane, and the 
following the latter layer 30 is the isotropic one, as the first one, but having refraction 
index n 2 . Boundaries 1 1 and 1 1, as well as layers I and 30 have a surface profile allowing 
them - under the condition of meeting said relationships between their refraction indices - 
to serve as arrays of phase zone* plates capable of differently focusing the rays linearly- 
polarized in the mutually orthogonal planes. These arrays of phase zone plates 34 and 35 
are shifted with respect to one another by half-width of one such phase zone plate. 

Operation of the phase zone plate shown in Fig 1 1 can be explained as follows. A 
ray of non-polarized light 14 being a superposition of two linearly-polarized orthogonally 
to one another rays 2 and 5, having passed through flat surface of layer 1 1 and reached 
boundary 34 of layers 1 1 and 1 of the phase zone plate, passes therethrough and, in layer 1 , 
is divided into two rays: ray 18 polarized in the pattern plane, and ray 17 polarized 
perpendicularly to the pattern plane. Further, owing to the fact that refraction index of 
isotropic layer 1 1 and refraction index birefringent layer 1 for the light wave polarized 
along axis 16 are identical, ray 2 that is also polarized along axis 16, passes through the 
.phase zone plate having boundary 34 of layers 11 and 1, transforming itself into ray 18 
directed similarly to ray 2, i.e. travelling perpendicularly to the polarizer plane and havffif 
the same polarization. For the reason that refracfioi" index of isotropic layer 11 and 
refraction index of birefringent layer 1 for the light wave polarized along axis 33 are not 
identical, ray 5, polarized along axis 33, passes through boundary of layers 1 1 and 1 of the 
phase zone plate, transforming itself into ray 17 that is deflected from the direction of 
propagation of ray 5 to the focus of said phase zone plate. Further, ray 17 polarized 
perpendicularly to the pattern plane, continuing its, inclined to the layers' plane, 
propagation in layer 1, reaches another phase zone plate having boundary 35 between 
layers 1 and 30 and passes therethrough thereby transforming itself into ray 13 polarized, 
similarly to ray 17, perpendicularly to the pattern plane and propagating in layer 30 
without changing the direction, i.e. along the direction of propagation of ray 17, because 
refraction index of isotropic layer 30 and refraction index of birefringent layer 1 for the 
light, polarized along axis 33 that is perpendicular to the pattern plane, are identical. For 



65 



the reason that refraction index of isotropic layer 30 and refraction index of birefringent 
layer 1 for the light wave polarized along axis 16 are not identical, ray 18 polarized along 
axis 16 passes through boundary 35 of layers I and 30 of the phase zone plate, 
transforming itself into ray 22 that is deflected from the direction of propagation of ray 18 
to the focus of the phase zone plate having boundary 35 between layers 1 and 30. 

Fig. 12 schematically shows a cross section of a version of the proposed polarizer, 
whose polarizing means is implemented in the form of an array of phase zone plates 34 
and 35, design of which plates is explained in Fig. 11. Rays 22 and 13 focused, 
respectively, by phase zone plates 35 and 34 are collected in focuses located on the output 
surface of the polarizer that is opposite to the surface whereon non-polarized light 14 is 
incident. On the output surface of the polarizer also disposed are sections 19 of a sectioned 
translucent half-wave birefringent plate being a means for changing polarization of the 
linearly-polarized light beams, having the polarization plane disposed at angle of 45° to the 
direction of the optical axis of said half-wave plate. They change polarization of light 
beams 22 polarized in the pattern plane to the orthogonal polarization, converting them 
into light beams 20. Due to the action effected by said means for changing polarization, 
rays 20 and 36 that leave the polarizer become polarized identically, i.e. in this case - 
perpendicularly to the pattern plane. Thus, as the result of operation of the polarizer the 
energy of non-polarized light 14 is converted, to an extent exceeding 50%, into the energy 
of the outcoming highly polarized beams 20 and 36 having the linear polarization in tET 
'same plane. 

The illustrated in Fig. 6 - 9 and 12 designs of means for dividing each of the non- 
polarized light beams into two linearly-polarized light beams having different mutually 
orthogonal linear polarizations, and designs of the means for changing polarization of at 
least one of said linearly-polarized light beams can be combined also in other possible 
versions. 

Thus, the use of a birefringent material having at least one refraction index growing 
as the wavelength of the polarized light increases, allows to create a polarizer that will 
provide conversion of more than 50% of all the energy of the non-polarized radiation into 
the polarized radiation, while having arelatively simple design being a film or plate, on 
surface of which film or plate applied is a polarizing means in the form of focusing optical 
elements implemented of said birefringent layer and optically registered with the applied 
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on the film or plate surface a means for changing polarization implemented in the form of 
a sectioned translucent birefringent plate or a layer. 

A polarizer based on a polarizing means of the reflecting type 

Fig. 13 schematically shows a cross section of the proposed polarizer according to 
version I implemented in the form of one film or plate 1 1, on a first surface of which film 
or plate sequentially applied are a system of microlenses 38 and a sectioned metallic 
mirror 37 optically registered with said system of microlenses, and on the second surface 
thereof applied is a means 39 for dividing the non-polarized light beams into the polarized 
passing and reflected light beams, that includes at least one layer of a cholesteric liquid 
crystal. 

Operation of the proposed polarizer can be explained as follows (for the sake of 
clarity, in Fig. 13 the travel of rays is shown in a simplified way, without taking into 
account the refraction at boundaries of different layers, and only for one microlens). Non- 
polarized light 14 is incident on a first surface of the polarizer and focused by microlenses 
to the direction inside the polarizer, forming light beams 41. A sectioned metallic mirror 
37 does not practically shield the non-polarized light 14, because the transverse 
dimensions of its light-reflecting elements are selected to be much smaller than the 
transverse dimensions of microlenses (for example, the transverse dimensions of the light- 
reflecting elements are 10 mem, and the transverse dimensions of microlenses are 100-200* 
mem). The, focused by lenses 38, light beams 41 reach means 39 for dividing the non- 
polarized tight beams into the polarized passing and reflected light beams that include at 
least one layer of cholesteric liquid crystal. Thereby, approximately an half of the light 
energy of non-polarized light beams 41 is converted into the energy of passing light beams 
27, for example with the right circular polarization (the direction of the circular 
polarization of the passing light beams is opposite to the sign of the spiral of the used 
cholesteric liquid crystal). The other half of the light energy of non-polarized light beams 
41 is converted into the energy of the reflected light beams 40, in this case - with the left 
circular polarization (the direction of the circular polarization of the reflected light beams 
coincides with the sign of the spiral of the used cholesteric liquid crystal). The reflected 
light beams 40 having the left circular polarization are focused into a point on the light- 
reflecting elements of metallic mirror 37 (for this purpose, the focal distance, or in other 
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words, focal power of microlenses 38 is selected properly). The, reflected from metallic 
mirror 37, light beams 28 have the right circular polarization, i. e. the polarization that is 
opposite to polarization of light beams 30 that impinge on metallic mirror 37. Such change 
of polarization is caused by the known optical properties of a metallic mirror. Light beams 
28, having the right circular polarization, pass through the layer of the cholesteric liquid 
crystal, without any change. Thus, as the result of operation of the polarizer, energy of non- 
polarized light 14 practically completely is converted into the energy of the outcoming 
polarized beams 27 and 28 having the identical circular polarization of an high degree. 

For the purpose to broaden the operating wavelength range of the polarizer, the 
means for dividing the non-polarized light beams into the polarized passing and reflected 
light beams implemented in the form of at least one birefringent layer, includes at least 
three layers of cholesteric liquid crystals having bands of selective reflection of light in 
three different spectrum regions. 

In the same, or another version of the polarizer having a broadened operating 
wavelength range, at least one layer of a cholesteric liquid crystal has across its thickness a 
gradient of the cholesteric spiral pitch and, as the result, has the spectrum width of the 
light selective reflection band of not less than 100 nm. 

Preferable is a polarizer, characterized in that at least one layer of a cholesteric 
Jiquid crystal is made of a polymer cholesteric liquid crystal. 

To avoid energy losses of the circularly polarized light into the linearly-polarizecT 
one, outcoming from the polarizer, a quarter-wave pla^e can be additionally positioned at 
output of the polarizer. 

Fig. 14 schematically shows a general view of the proposed polarizer, whose cross 
section is shown in Fig. 13. The polarizer is implemented in the form of one film or plate 
11, on a first surface of which film or plate sequentially applied are a system of 
microlenses 38 and a sectioned metallic mirror 37 optically registered with said system of 
microlenses, and on a second surface thereof applied is means 39 for diving the non- 
polarized light beams into the polarized passing and reflected light beams, that includes at 
least one layer of a cholesteric liquid crystal. As the result of operation of the polarizer, 
energy of non-polarized light 14, practically completely, is converted into the energy of 
polarized beams 27 and 28 having the identical circular polarization. 
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Fig, 15 schematically shows a cross section of the proposed polarizer according to 
another version, implemented in the form of one film or plate 11, on a first surface of 
which film or plate applied are a system of microlenses 38 and sectioned metallic mirror 
37 optically registered with said system of microlenses. Upstream of sectioned metallic 
mirror 37 positioned is quarter-wave plate 25 that is sectioned, i.e. covering at least the 
entire surface of sectioned metallic mirror 37, as shown in Fig. 15, or non-sectioned, i.e. 
covering entirely the first surface of the polarizer. On the second surface of film 1 1 applied 
is means 42 for dividing the non-polarized light beams into the polarized passing and 
reflected light beams, including at least one birefringent layer having the constant, across 
the layer thickness, directions of the optical axes. 

Operation of the proposed polarizer can be explained as follows (for the sake of 
clarity, in Fig. 13 the travel of rays is shown in a simplified way, without taking into 
account the refraction at boundaries of different layers, and only for one microlens). Non- 
polarized light 14 is incident on a first surface of the polarizer and focused by microlenses 
to the direction inside the polarizer, forming light beams 41. Sectioned metallic mirror 37 
does not practically shield the non-polarized light 14, because the transverse dimensions of 
its light-reflecting elements are selected to be much smaller than the transverse dimensions 
of microlenses (for example, the transverse dimensions of the light-reflecting elements are 
.10 mem, and the transverse dimensions of microlenses are 100-200 mem). The, focused by 
Tenses 38, light beams 41 reach means 42 for dividing the non-polarized light beams info 
the polarized passing and reflected light beams that iriStude at least one birefringent layer 
having the constant, across the layer thickness, directions of the optical axes. Thereby, 
approximately an half of the light energy of non-polarized light beams 41 is converted into 
the energy of passing light beams 17, having, for example, the linear polarization that is 
perpendicular to the pattern plane. The other half of the light energy of non-polarized light 
beams 41 is converted into the energy of the reflected light beams 3, in this case - with the 
linear polarization that is parallel to the pattern plane. The reflected light beams 3, having 
the linear polarization that is parallel to the pattern plane, pass through quarter-wave plate 
25 and are focused into a point on the light-reflecting elements of metallic mirror 37 (for 
this purpose, the focal distance, or in other words, focal power of microlenses 38 is 
selected properly). The reflected from metallic mirror 37 and passed again through 
quarter- wave plate 25 light beams 13 have the linear polarization that is perpendicular to 
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the pattern plane, i.e. is orthogonal to the linear polarization of light beams 7 that are 
incident on metallic mirror 37. Such change of the polarization is caused by the known 
properties of the combination of a quarter-wave plate and a metallic mirror. Light beams 
13, having the linear polarization that is perpendicular to the pattern plane, pass without 
any change through the birefringent layer having constant, across the layer thickness, 
directions of the optical axes. Thus, as the result of operation of the polarizer the energy of 
non-polarized light 14 practically completely is converted into the energy of outcoming 
polarized beams 17 and 13 that'ihave the identical high-degree linear polarization (in this 
case the polarization that is perpendicular to the pattern plane). . 

Fig. 16 schematically shows a cross section of the proposed polarizer, implemented 
in the form of one film or plate 11, on a first surface of which film or plate applied is 
sectioned metallic mirror 37, and on the second surface of film sequentially applied are a 
system of microlenses 38 optically registered with sections of metallic mirror 37, and 
means 39 for dividing the non-polarized light beams into the polarized passing and 
reflected light beams, including at least one layer of a cholesteric liquid crystal. 

Operation of the proposed polarizer can be explained as follows (for the sake of 
clarity, in Fig. 16 the travel of rays is shown in a simplified way, without taking into 
account the refraction at boundaries of different layers, and only for one microlens). Non- 
polarized light 14 passes through film 11 and system of microlenses 38, which system by 
focusing converts the incoming non-polarized light 14 into a plurality of identical ligET 
"beams. These beams reach means 39 for dividing the%on-polarized light beams into the 
polarized passing and reflected light beams, that includes at least one layer of a cholesteric 
liquid crystal. Sectioned metallic mirror 37 does not practically shield the non-polarized 
light 14, because the transverse dimensions of its light-reflecting elements are selected to 
be much smaller than the transverse dimensions of microlenses (for example, the 
transverse dimensions of the light-reflecting elements are 10 mem, and the transverse 
dimensions of microlenses are 100-200 mem). For this reason, approximately an half of 
the light energy of the non-polarized light beams, having passed through polarizing means 
39, is converted into the energy of passing light beams 27, having, for example, the right 
circular polarization (the direction of the*circular polarization of the passing light beams is 
opposite to the sign of the spiral of the used cholesteric liquid crystal). The other half of 
the light energy of the non-polarized light beams is converted into the energy of the 
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reflected light beams 40, in this case - with the left circular polarization (the direction of 
the circular polarization of the passing light beams is opposite to the sign of the spiral of 
the used cholesteric liquid crystal). Light beams 40, having the left circular polarization 
and reflected from polarizing means 39 and having passed once again the system of 
microlenses 38, are focused into a point on the light-reflecting elements of metallic mirror 
37 (for this purpose, the focal distance, or in other words, focal power of microlenses 38 is 
selected properly). The, reflected from metallic mirror 37, light beams 28 have the right 
circular polarization, i.e. the polarization that is opposite to polarization of light beams 40 
that are incident on metallic mirror 37. Such change of the polarization is caused by the 
known properties of a metallic mirror. Light beams 28, having the right circular 
polarization, pass without any change through a layer of cholesteric liquid crystal. Thus, as 
the result of operation of the polarizer, the energy of non-polarized light 14 practically 
completely is converted into the energy of outcoming polarized beams 27 and 28 that have 
the identical high-degree linear polarization. 

A more preferable is a polarizer according to the invention, characterized in that at 
least one layer of a cholesteric liquid crystal has, across thickness, a gradient of the 
cholesteric spiral pitch and, as the result, has the spectrum width of the light selective 
reflection band of not less than 100 nm. 

Fig. 17 schematically shows a cross section of the proposed polarizer, implemented 
in the form of one film or plate 1 1, on a first surface of which film or plate appliedls 
sectioned metallic mirror 37. Upstream of sectioned metallic mirror 37 applied is quarter- 
wave plate 25 that is sectioned, i.e. covering at least the entire surface of sectioned 
metallic mirror 37, as shown in Fig. 17, or is the non-sectioned one, i.e. covering entirely 
the first surface of the polarizer. On the second surface of the film sequentially applied are 
a system of microlenses 38 optically registered with sections of metallic mirror 37, and 
means 42 for dividing the non-polarized light beams into the polarized passing and 
reflected light beams, including at least one birefringent layer having the constant, across 
the layer thickness, directions of the optical axes. 

Operation of the proposed polarizer can be explained as follows (for the sake of 
clarity, in Fig. 17 the travel of rays is shown in a simplified way, without taking into 
account the refraction at boundaries of different layers, and only for one microlens). Non- 
polarized light 14 passes through film or plate 1 1 and system of microlenses 38, which 
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system by focusing converts the incoming non-polarized light 14 into a plurality of 
identical light beams. These beams reach means 42 for dividing the non-polarized light 
beams into the polarized passing and reflected light beams, that includes at least one 
birefringent layer having the constant, across the layer thickness, directions of the optical 
axes. Sectioned metallic mirror 37 does not practically shield the non-polarized light 14, 
because the transverse dimensions of its light-reflecting elements are selected to be much 
smaller than the transverse dimensions of microlenses (for example, the transverse 
dimensions of the light-reflecting elements are 10 mem, and the transverse dimensions of 
microlenses are 100-200 mem). For this reason, approximately, an half of the light energy 
of non-polarized light beams, having passed through polarizing means 42, is converted into 
the energy of passing light beams 17, having, for example, the linear polarization that is 
perpendicular to the pattern plane. The other half of the light energy of the non-polarized 
light beams is converted into the energy of the reflected light beams 3, in this case - with 
the linear polarization that is parallel to the pattern plane. Light beams 3 reflected from 
polarizing means 42 and having passed once again the system of microlenses 38, pass 
through quarter-wave plate 25 and are focused into a point on the light-reflecting elements 
of metallic mirror 37 (for this purpose, the focal distance, or in other words, focal power of 
microlenses 38 is selected properly). The passed through quarter-wave plate 25, reflected 
from metallic mirror 37 and passed once again quarter-wave plate 25, light beams 13 have 
the linear polarization that is perpendicular to the pattern plane, i.e. is orthogonal' to 
"polarization of light beams 3 that are incident on metallic mirror 37. Such change of the 
polarization is caused by the known properties of the combination of a quarter- wave plate 
and metallic mirror. Light beams 13 having the linear polarization that is perpendicular to 
the pattern plane, pass without any change through the birefringent layer having the 
constant, across the layer thickness, directions of the optical axes. Thus, as the result of 
operation of the polarizer, the energy of non-polarized light 14 practically completely is 
converted into the energy of outcoming polarized beams 17 and 13 that have the identical 
high-degree linear polarization (in this case the polarization that is perpendicular to the 
pattern plane). 
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Fig. 18 schematically shows a cross section of the proposed polarizer of another 
version, implemented in the form of two, for example, laminated films or plates 1 1 and 30, 
on the external surface of which film or plate applied is a system of microlenses 38, on the 
internal surface of the first or second film or plate applied is sectioned metallic mirror 37, 
and on the external surface of the second film or plate sequentially applied are the second 
system of microlenses 38, optically registered with sections of metallic mirror 37 and with 
the first system of microlenses, and means 39 for dividing the non-polarized light beams 
into the polarized passing and reflected light beams, including at least one layer of a 
cholesteric liquid crystal 

Operation of the proposed polarizer can be explained as follows (for the sake of 
clarity, in Fig. 1 8 the travel of rays is shown in a simplified way, only for one microlens). 
Non-polarized light 14 passes through the first system of microlenses 38, which system 
converts the incoming non-polarized light 14 into a plurality of identical light beams 41 
and focuses them on the places of the internal surface of the first film or plate that are not 
covered with sections of metallic mirror 37. After passing through the focus, beams 41 
pass through the second system of microlenses and reach means 39 for dividing the non- 
polarized light beams into the polarized passing and reflected light beams, that includes at 
least one layer of a cholesteric liquid crystal. Approximately an half of the light energy of 
the non-polarized light beams, having passed polarizing means 39, is converted into the 
energy of passing light beams 27, having, for example, the right circular polarization (tfi^ 
direction of the circular polarization of the passing light beams is opposite to the sign of 
the spiral of the used cholesteric liquid crystal). The other half of the light energy of the 
non-polarized light beams is converted into the energy of the reflected light beams 40, in 
this case - with the left circular polarization (the direction of the circular polarization of 
the reflected light beams coincides with the sign of the spiral of the used cholesteric liquid 
crystal). The left circular polarization light beams 40 reflected from polarizing means 39 
and having passed once again the second system of microlenses 38, have the parallel rays, 
i.e. beams 40 are focused in the infinity (for this purpose, the focal distance, or in other 
words, focal power of microlenses 38 is selected properly). After being reflected from 
metallic mirror 37, light beams 40 are converted into light beams 28 that have the right 
circular polarization, i.e. the polarization that is opposite to the polarization of light beams 
40 that are incident on metallic mirror 37. Such change of the polarization is caused by the 
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known properties of a metallic mirror. Sectioned metallic mirror 37 practically completely 
reflects beams 40, i.e. no loss of the light energy takes place, because the transverse 
dimensions of the locations, wherein the light-reflecting elements are absent, are selected 
to be much smaller than the transverse dimensions of microlenses (for example, the 
transverse dimensions of such locations are 10 mem. and the transverse dimensions of 
microlenses are 100-200 mem). Light beams 28 having the right circular polarization and 
the parallel rays, pass through the second system of microlenses and the cholesteric liquid 
crystal layer without a change in the polarization and intensity state, but they are converted 
into convergent beams owing to passage through the second system of lenses. Thus, as the 
result of operation of the polarizer, the energy of non-polarized light 14 practically 
completely is converted into the energy of outcoming polarized beams 27 and 28 that have 
the identical high-degree circular polarization. 

Fig. 19 schematically shows a cross section of the proposed polarizer according to 
another version, implemented in the form of two, for example, laminated films or plates 1 1 
and 30. On external surface of the first film or plate applied is a first system of microlenses 
38, on the internal surface of, for example, the first film applied is sectioned metallic 
mirror 37, whereon applied is a quarter-wave plate covering, if necessary all sections of 
metallic mirror 37 and, possibly, to simplify the used application technique, also the 
locations not covered by sections of metallic mirror 37. On the external surface of the 
second film or plate sequentially applied are the second system of microlenses 3$7 
optically registered with sections of metallic mirror" 37 and with the first system of 
microlenses, and means 42 for dividing the non-polarized light beams into the polarized 
passing and reflected light beams, including at least one birefringent layer having the 
constant, across the layer thickness, directions of the optical axes. 

Operation of the proposed polarizer can be explained as follows (for the sake of 
clarity, in Fig. 19 the travel of the rays is shown in a simplified way, only for one 
microlens). Non-polarized light 14 passes through the first system of microlenses 38, 
which system converts the incoming non-polarized light 14 into a plurality of identical 
light beams 41 and focuses them on the locations of the internal surface of the first film 
that are not covered with sections of metallic mirror 37. After passing through the focus, 
beams 41 pass through the second system of microlenses and reach means 42 for dividing 
the non-polarized light beams into the polarized passing and reflected light beams, that 
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includes at least one birefringent layer having the constant, across the layer thickness, 
directions of the optical axes. Approximately an half of the light energy of the non- 
polarized light beams, having passed polarizing means 42, is converted into the energy of 
passing light beams 17, having, for example, the linear polarization that is perpendicular to 
the pattern plane. The other half of the light energy of the non-polarized light beams is 
converted into the energy of the reflected light beams 3, in this case, having the linear 
polarization that is parallel to the pattern plane. Light beams 13, having passed through 
quarter-wave plate 25, reflected! from metallic mirror 37 and having passed once again 
through quarter-wave plate 25, have the linear polarization that is perpendicular to the 
pattern plane, i.e. the polarization that is orthogonal to polarization of light beams 3 that 
are incident on metallic mirror 37. Such change of polarization is caused by the known 
optical properties of the combination of a quarter-wave plate and metallic mirror. 
Sectioned metallic mirror 37 practically completely reflects beams 3, i.e. no loss of the 
light energy takes place, because the transverse dimensions of the locations, wherein the 
light-reflecting elements are absent, are selected to be much smaller than the transverse 
dimensions of microlenses (for example, the transverse dimensions of such locations are 
10 mem, and the transverse dimensions of microlenses are 100-200 mem). Light beams 13 
having the linear polarization that is perpendicular to the pattern plane, pass through the 
birefringent layer having the constant, across the layer thickness, directions of the optical 
axes, without a change in the polarization and intensity state, but they are converted into 
convergent beams owing to passage through the second system of lenses. Thus, as the 
result of operation of the polarizer 14, the energy of non-polarized light 14 practically 
completely is converted into the energy of outcoming polarized beams 17 and 13 that have 
an high-degree identical linear polarization (which polarization in this case is 
perpendicular to the pattern plane). 

Fig. 20 schematically shows a cross section of the proposed polarizer version, 
implemented in the form of two, for example, laminated films or plates 1 1 and 30. On the 
external surface of said film or plate applied is system of microprisms 43, on the internal 
surface of the first or second film or plate applied is sectioned metallic mirror 37 optically 
registered with system of microprisms 43. On the external surface of the second film or 
plate applied is polarizing means 39 for dividing the non-polarized light beams into the 
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polarized passing and reflected light beams, including at least one layer of a cholesteric 
liquid crystal. 

Operation of the proposed polarizer can be explained as follows (for the sake of 
clarity, in Fig. 20 the travel of rays is shown in a simplified way). Non-polarized light 14 
passes through system of microprisms 43, which system converts the incoming non- 
polarized light 14 into a plurality of identical light beams 41, having parallel rays. Beams 
41 are deflected from the perpendicular to the film plane by the left and right slopes of 
prisms 43 to the identical angles to the right and to the left, respectively (in this version 
refraction index of the microprism material is selected to be greater than that of the film 
material), and pass the locations in sectioned metallic mirror 37 not occupied by the light- 
reflecting elements of metallic mirror 37. Then the non-polarized beams reach polarizing 
means 39 for dividing the non-polarized light beams into the polarized passing and 
reflected light beams, that includes at least one layer of a cholesteric liquid crystal. 
Approximately an half of the light energy of the non-polarized light beams 41, having 
passed polarizing means 39, is converted into the energy of passing light beams 27, having, 
for example, the right circular polarization (the direction of the circular polarization of the 
passing light beams is opposite to the sign of the spiral of the used cholesteric liquid 
crystal). The other half of the light energy of the non-polarized light beams 41 is 
converted into the energy of the reflected light beams 40, in this case - with the left 
circular polarization (the direction of the circular polarization of the reflected light beams 
~* coincides with the sign of the spiral of the used chofesferic liquid crystal). Light beams 40 
after being reflected from metallic mirror 37 are converted into light beams 28 that have 
the right circular polarization, i.e. the polarization that is opposite to the polarization of 
light beams 40 that are incident on metallic mirror 37. Such change of the polarization is 
caused by the known optical properties of a metallic mirror. Sectioned metallic mirror 37 
practically completely reflects beams 40, i.e. no loss of the light energy takes place, 
because the transverse dimensions of the light-reflecting elements are selected to be equal 
to or slightly exceeding the transverse dimensions of beams 40. Light beams 28 having the 
right circular polarization, pass through a layer of a cholesteric liquid crystal, without a 
change in the polarization and intensity state. Thus, as the result of operation of the 
polarizer, the energy of non-polarized light 14, practically completely, is converted into the 
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energy of outcoming polarized beams 27 and 28 that have the identical high-degree 
circular polarization. 

System of microprisms 43, applied on the external surface of the first film can face 
with its vertexes to the direction that is external to the film. Microprisms can have other 
shape than the triangular one. 

Fig. 21 schematically shows a cross section of the proposed version of a polarizer, 
implemented in the form of two, for example, laminated films or plates 1 1 and 30. On the 
external surface of the first filip or plate applied is system of microprisms 43, on the 
internal surface of the first film or* plate sequentially applied are sectioned metallic mirror 
37 optically registered with system of microprisms 43, and a quarter-wave plate 25 that 
covers, if necessary, all sections of metallic mirror 37 and, possibly, to simplify the 
application technique, also covers the locations not covered by sections of metallic mirror 
37. On the external surface of the second film applied is polarizing means 42 for dividing 
the non-polarized light beams into the polarized passing and reflected light beams, 
including at least one birefringent layer having the constant, across the layer thickness, 
directions of the optical axes. 

Operation of the proposed polarizer can be explained as follows (for the sake of 
clarity, in Fig. 21 the travel of rays is shown in a simplified way). Non-polarized light 14 
passes through system of microprisms 43, which system converts the incoming non- 
polarized light 14 into a plurality of identical light beams 41, having parallel rays. Beams: 
"41 are deflected from the perpendicular to the film'pfene by the left and right slopes of 
prisms 43 to the identical angles to the right and to the left, respectively, and pass through 
the locations in sectioned metallic mirror 37 not occupied by the light-reflecting elements 
of metallic mirror 37. Then non-polarized beams reach polarizing means 42 for dividing 
the non-polarized light beams into the polarized passing and reflected light beams that 
include at least one birefringent layer having the constant, across the layer thickness, 
directions of the optical axes. Approximately an half of the light energy of the non- 
polarized light beams 41, having passed polarizing means 42, is converted into the energy 
of passing light beams 17, having, for example, the linear polarization that is perpendicular 
to the pattern plane. The other half of the light energy of non-polarized light beams 41 is 
converted into the energy of the reflected light beams 3, in this case having the linear 
polarization that is parallel to the pattern plane. Light beams 13 that passed through 
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quarter-wave plate 25, reflected from metallic mirror 37 and passed, once again, through 
quarter-wave plate 25, have the linear polarization that is perpendicular to the pattern 
plane, i.e. the polarization that is orthogonal to polarization of beams 3 incident on 
metallic mirror 37, Such change of the polarization is caused by the known optical 
properties of the combination of a quarter-wave plate and metallic mirror. Sectioned 
metallic mirror 37 practically completely reflects beams 3, i.e. no loss of the light energy 
takes place, because the transverse dimensions of the light-reflecting elements are selected 
to be equal to or slightly exceeding the transverse dimensions of beams 3. Light beams 3 
having the linear polarization that is perpendicular to the pattern plane pass through 
polarizing means 42, without a change in the polarization state and intensity. 

Thus, as the result of operation of the polarizer, the energy of non-polarized light 
14, practically completely, is converted into the energy of outcoming polarized beams 17 
and 13 that have the identical high-degree linear polarization. 

Other possible versions of a specific embodiment of the proposed polarizer are not 
limited by the examples described above. 

Examples of the claimed LCI elements in the most typical configurations. 

An LC indicator shown in Fig. 22 consists of two plates 44 and 45 that can be made 
of glass, plastic or other rigid or flexible transparent material. On the internal surfaces of 
these plates that face a layer of nematic liquid crystal 52, applied are transparent electrode 
"46, 47. Over the transparent electrodes applied are frisiflation films 48, 49 of a polymer or 
other material that smoothens the surface profile and provides homogeneous properties for 
entire surface of a plate. Polarizing coatings 50, 51 are applied on these films and are 
oriented mutually perpendicularly by transmission axes on plates 44 and 45. The polarizing 
coatings themselves are orientants for molecules of this nematic liquid crystal. 

Fig. 23 shows another version of the transmissive LC indicator, wherein on surface 
of plates 44 and 45 first applied are polarizing coatings 50, 51 protected by films 48, 49, 
and then transparent electrodes 46, 47 are positioned. Over the electrodes applied are films 
53, 54 that orient the LC nematic. In this design, provided are smoothness of surface, that 
is required for the polarizing coating, arid its insulation from the liquid crystal layer, which 
circumstance ensures that ions or molecules of other substances that can be contained in 
the polarizing coating will not reach said coating. 
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In the reflecting version of a LC indicator (Fig. 24), the second plate can be both of 
a transparent and opaque materials, for example, of a crystalline silicon. On this second 
plate, light-reflecting layer 55 is formed. The reflecting layer can be obtained by 
application on an aluminium mirror of a polymer film comprising particles of an 
unspecified or certain shape having the refraction index other than that of a polymer, and 
by application of a polymer film comprising a suspension of an aluminium powder or other 
material that well reflects light, or by creating a surface profile on the plate surface, on 
which surface profile reflecting layer 55, for example an aluminium film, is applied 
afterwards. A surface profile can "be formed by treatment of the surface by an abrasive 
material, by engraving, stamping, application of a polymer film containing particles of 
certain shape and size, or by the selective etching through a mask of the surface of the 
plate itself, or of the polymer film, or other material applied thereon. The aluminium film 
can also serve as a continuous electrode. By etching, using photolithography techniques, a 
narrow strip of aluminium according to a pre-determined contour 10-100 mem in width, 
electrodes of the required configuration can be obtained, for example, matrices of 
rectangles for flat display matrix screens, thereby retaining the general reflecting 
background on the whole operation field of an indicator. A polarizing coating is applied 
directly on a reflecting coating, or on a smoothing and insulating sub-layer that is formed 
on a reflector. 

If a reflecting layer, for any reasons, cannot be used as an electrode, or if it is macfe 
'of a non-conductive material, in this case electrodesiire-applied on an insulating sub-layer 
or directly on a reflector. A polymer film, aluminium oxide, silicon oxide or other 
dielectric materials can be utilized as an insulating layer. In that case a polarizing coating 
can be applied both on a reflector and electrodes. 

For the colour compensation in the transmissive version of LC indicators having a 
strongly twisted nematic 52, an additional anisotropic layer 1 having a pre-determined 
optical thickness and disposed in the second plate (Fig. 25) is further used. Said layer 1 can 
be located immediately on polarizing coating 5 1 or on layers 49, 47 or 54 (Fig. 23) applied 
thereon. An optically anisotropic layer is formed by application of a polymer film, or LC 
polymer, wherein molecules are oriented in a pre-determined direction under action of 
electromagnetic forces, or by mechanical tension when this layer applied, or after it is 
applied. Further, it is possible to use a photo-anisotropic material that allows to obtain 
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anisotropic films, having a specified difference of the optical travel and direction of axes 
of a birefringent ellipsoid, by photo-polymerization of the film material by means of a 
polarized light [Patent of RF No. 2 013 794 (1994)]. 

In the reflecting version of a LC indicator with a supertwist-nematic, two additional 
optically anisotropic layers disposed on both plates' between polarizers may be required. 
They can be applied directly on polarizing coatings or on layers applied thereon. 

Using the photolithography or printing techniques for application of dyes, and 
using dyes of various colours, a polarizing layer having regions with different colours can 
be obtained, which advantage enhances th<^ informational and ergonomic capabilities of an 
indicator. 

According to the invention a LC cell can be provided with a light-switching 
feature; on one of the polarizing coating a neutral gray colour is applied, on the other one 
applied are two polarizing coatings 51 and 56 (Fig. 26) - directly one over the other, or 
through non-absorbing layer 1 1 that separates them. Thereby polarizing coatings 5 1 and 56 
have different colours, and their polarization axes are mutually perpendicular. 

Arrangement of polarizing elements inside a cell allows to realize also a colour 
version of a matrix LC indicator (Fig. 27). In one of the versions, a polarizing coating is 
applied directly on colour matrix 57 disposed on the matrix of transparent electrodes 47, or 
ion sub-layer 49. 

A colour matrix or pattern can be prepared by sputtering through a photoresrsr 
~"mask, with a selective dyeing of a polymer layer by'' an -appropriate dye using the stencil- 
printing techniques, or by other printing methods. It can be appreciated that arrangement of 
a polarizer and a colour matrix relative to one another is not of the principal importance 
for the invention and is determined by technology factors of application of layers. 

Principle of operation of a LC indicator having polarizing elements disposed inside 
a cell will be discussed by an example of the transmissive version of LC indicator based on 
twisted by 90° nematic (Fig. 22). A non-polarized light stream is incident on an indicator 
from the first plate side. This light, having passed through substrate 44, transparent 
electrode 46 and smoothing sub-layer 48, is polarized while passing through polarizing 
coating 50. If there is no voltage across the electrodes, the light passes through liquid 
crystal layer 52, thereby rotating its polarization plane by 90°, and passes, without 
attenuation, through the second polarizing layer, sub-layer 49, transparent electrode 47 and 
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plate 45. Thereby the electrodes 1 region will appear to be light. When a voltage is applied 
to electrodes, the nematic twisted form, under action of the electric field, will transit into 
the homeotropic form, wherein the nematic optical axis is oriented perpendicularly to the 
plane of plates 44 and 45, and it stops to rotate the polarization plane of the light passing 
therethrough. It means that when light passes througfi the nematic layer, the determined by 
polarizer 50 direction of the light polarization direction will not change and at output of 
nematic 52 it will be perpendicular to the polarization direction of second polarizer 51. 
When light passes through polarizer 5 1, the light is absorbed, and this region will appear as 
dark. In the indicator regions having no electrodes, the twisted form of nematic will be 
always retained, and these regions always appear as light. 

For the reason that when light is reflected, the direction of the flatly polarized light 
is not changed, in the reflecting type of indicators the operation principle will be the same 
as described above. The only difference is in that the light does not pass through substrate 
45, but passes twice through all other elements. 

In the case of LC indicator based on a supertwist-nematic (Fig. 25), the light, flatly 
polarized by first polarizer 50, passes through a supertwist-nematic and is converted into 
the elliptically polarized one. Thereby the light acquires a certain colour depending on the 
optical difference of wavelength. The optically anisotropic layer compensates the colour 
of the light passing therethrough such that at output of a cell its becomes non-dyed, or vice 
verse, i.e. allows to produce a necessary dyeing owing to the initial orientation of the~ 
"polarizing coating axes relative to one another, and ttie^anisotropic layer and the thickness 
of the anisotropic layer. When a voltage is applied to the electrode elements, a liquid 
crystal is converted from the twisted state into the uniaxial state and stops to rotate the 
light polarization plane. For this reason the light passes therethrough without a change of 
the polarization plane direction. While passing through the anisotropic layer, the light 
acquires the circular or elliptical polarization, and after leaving the second polarizing layer 
has a colouring that is additional to the colouring of the turned-off state. 

Operation of the light switch is explained in Fig. 26. After passing through first 
polarizing layer 50, the light in the turned-off mode passes through the nematic, having the 
polarization plane rotation of 90°, and passes through polarizing layer 56, whose axis is 
oriented perpendicularly to axis of the first polarizing coating 50, and absorbed by second 
layer of dichroic polarizer 51, whose polarization axis direction is perpendicular to axis of 
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layer 56. When a cell is turned on, the light passage plane direction, while passing through 
a LC, does not change, and the light is absorbed by dichroic polarizer 56 and dyed in other 
colour. 

In the case of matrix colour LCI element (Fig. 27), the light passes, when the 
element is turned off, through polarizer 50, through the LC, through second neutral 
polarizer 51, and is selectively absorbed by dye 57. The element thereby appears to be 
dyed in an appropriate colour. When the element is turned on, the light is polarized by 
polarizer 50, passes, without a rotation of the polarization plane, through the LC layer, and 
is blocked by polarizer 51. As the result, this element appears to be a dark one. 

At least one polarizing coating used in any of the LC indicators designs shown in 
Figs. 22 - 27 can be implemented in the form of a polarizer of the interference type- 
In designs of the translucent LC indicators providing arrangement of polarizers on 
the external surface of transparent plates 44 and 45 (Figs. 22, 23, 25 - 27), possible is the 
use of at least one polarizer that converts over 50% of the polarized light incident thereon 
into the one linear polarization light. 

Thus, use of an high-efficiency polarizer comprising at least one birefringent 
anisotropically absorbing layer, having at least one refraction index that grows as the 
polarized light wavelength increases, allows to manufacture both a colour and 
monochrome LC element, types of which element are not limited by the above-cited 
versions, and which is distinguished by an higher brightness, colour saturation, gocfr 
"angular characteristics and the absence of shadows, ^^p- 

Filed of Application of the Invention: 

The claimed polarizer can be used in luminairs, optical modulators, matrix systems 
of light modulation, for protection of securities, trademarks, in production of polarizing 
films, glass, including laminated films and glass for automotive industry, construction, 
architecture, advertising, and also for production of consumer goods such as sun-glasses, 
shields. 

The claimed liquid-crystal indicating element can be used in means of the indicator 
technology of various purposes, for exampfe in flat liquid-crystal displays, including those 
of the projection type. 
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CLAIMS 

1. A polarizer, including at least one birefringent layer, characterized in that at least one 
birefringent layer is the ani so tropically absorbing one and has at least one refraction 
index that grows as the polarized light wavelength increases. 

2. The polarizer according to claim I, characterized in that at least one birefringent 
anisotropically absorbing layer has at least one refraction index that is directly 
proportional to the polarized light wavelength. 

3. The polarizer according to 'claim 1, characterized in that at least one birefringent 
anisotropically absorbing layer has a thickness, whereat the interference extremum at 
output of the polarizer is realized for at least one linearly-polarized light component. 

4. The polarizer according to claim 3, characterized in that thickness of at least one 
birefringent anisotropically absorbing layer satisfies the condition of obtaining, at 
output of the polarizer, the interference minimum for one linearly-polarized light 
component and the interference maximum for other orthogonal linearly-polarized light 
component. 

5. The polarizer according to claim 1, characterized in further comprising at least one 
optically isotropic layer, whose refraction index coincides with, or maximally 
proximate to one of indices of the birefringent layer. 

~6. The polarizer according to claim 1, characterized in further comprising at least one^ 
birefringent layer, one refraction index of which Jayer coincides with, or maximally 
proximate to one of indices of the birefringent anisotropically absorbing layer, and the 
second refraction indices of the birefringent layer and birefringent anisotropically 
absorbing layer differ from one another. 

7, The polarizer according to claim 1, characterized in that at least one birefringent 
anisotropically absorbing layer comprises at least two fragments of an unspecified 
shape, that differ from one another with respect of colour and/or the polarization axis 
direction. 

8. The polarizer according to claim 7, characterized in further comprising at least one 
birefringent anisotropically absorbing layer comprising at least two fragments of an 
unspecified shape that differ from one another with respect of colour and/or the 
polarization axis direction. 
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9. The polarizer according to claim 8, characterized in that between two birefringent 
anisotropically absorbing layers said polarizer further comprises layers of transparent, 
colourless or dyed materials. 

10. The polarizer according to claim 1, characterized in further comprising an orienting 
layer formed of non-organic materials and/or different polymer materials. 

11. The polarizer according to claim 1, characterized in further comprising a light- 
reflecting layer. 

12. The polarizer according to blaim 11, characterized in that the light-reflected layer is 
metallic. 

13. The polarizer according to claim 1, characterized in that at least one birefringent 
anisotropically absorbing layer is formed on surface of a substrate. 

14. The polarizer according to claim 13 5 characterized in that said polarizer as the 
substrate, comprises a birefringent plate or film, at least one birefringent anisotropically 
absorbing layer being formed at angle of 45° to the main optical axis of said plate or 
film. 

15. A polarizer, including: 

• a polarizing means for dividing a plurality of non-polarized light beams, constituting the 
light incident on the polarizer, into the same plurality of identical pairs of differently 
polarized light beams, and — 
means for changing polarization of at least one-plurality of the identically polarized - 
light beams comprised by said plurality of pairs of differently polarized light beams, the 
polarizing means being implemented in the form of focusing optical elements optically 
registered with the means for changing polarization and comprising at least one 
birefringent layer adjacent to at least one optically isotropic layer, characterized in that 
at least one birefringent layer is the anisotropically absorbing one and has at least one 
refraction index that grows as the polarized light wavelength increases. 

16. The polarizer according to claim 15, characterized in that at least one birefringent 
anisotropically absorbing layer is implemented in the form of a set of volume or phase 
lenses. 

17. The polarizer according to claim 15, characterized in that the focusing optical 
element is implemented in the form of a zone plate. 
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18. The polarizer according to claim 17, characterized in that the zone plate is 
implemented in the form of an amplitude zone plate, even zones of which comprise at 
least one birefringent anisotropically absorbing layer adjacent to at least one optically 
isotropic layer, and the odd zones are made of the optically isotropic material. 

19. The polarizer according to claim 17, characterized in that the zone plate is 
implemented in the form of a phase zone plate, at least one refraction index of which 
phase zone plate changing along at least one of directions according to a certain rule, 
including in a non-monotonic 'manner. 

20. The polarizer according to claim 15; characterized in that the means for changing 
polarization comprises a sectioned translucent birefringent anisotropically absorbing 
layer having at least one refraction index that grows as the polarized light wavelength 
increases. 

2 1 . The polarizer according to any one of claims 1 5-20, characterized in that the means 
for changing polarization is implemented in the form of a sectioned translucent half- 
wave birefringent plate or layer having sections disposed in focuses or outside focuses 
of the focusing optical elements. 

22. The polarizer according to any one of claims 15-20, characterized in that the means 
for changing polarization is implemented in the form of a sectioned translucent 

- birefringent plate having sections in the form of quarter-wave plates disposed outside 
focuses of the focusing optical elements, and sections in the form of plates determining 
a phase difference between the ordinary and extraordinary rays, which phase difference 
differs by n from the phase difference determined by said sections in the form of 
quarter-wave plates disposed in focuses of the focusing optical elements. 

23. The polarizer according to any one of claims 15-20, characterized in that the means 
for changing polarization is implemented in the form of a sectioned translucent 
polymerized planar layer of a liquid crystal having the twist structure, with rotation of 
the optical axis of the liquid crystal within thickness of said layer at angle of 90°, with 
sections disposed in focuses or outside focuses of the focusing optical elements. 

24. The polarizer according to any one of claims 15-20, characterized in that the means 
for changing polarization is implemented in the form of sectioned translucent 
achromatic birefringent plate. 
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25. A polarizer, including means for converting an incoming non-polarized light into a 
plurality of identical light beams, a polarizing means for dividing non-polarized light 
beams into polarized passing and reflected light beams having different polarizations, 
and a means for changing polarization and direction of the light beams reflected from 
the polarizing means, characterized in that said polarizer is implemented in the form of 
at least one film of plate, whereon applied are said means, the polarizing means 
comprising at least one birefringent anisotropically absorbing layer having at least one 
refraction index that grows as* t the polarized light wavelength increases, or a birefringent 
layer having the constant, across the layer thickness, directions of the optical axes, or a 
birefringent layer having optical axes that change across the layer thickness according 
to a certain rule. 

26. The polarizer according to claim 25, characterized in that the means for changing 
polarization and direction of the reflected light beams has a sectioned metallic mirror. 

27. The polarizer according to any one of claims 25-26, characterized in that the 
polarizing means comprises at least one birefringent anisotropically absorbing layer or 
birefringent layer having the constant, across the layer thickness, directions of the 
optical axes, and comprising a quarter-wave plate upstream of the sectioned metallic 
mirror, 

28. The polarizer according to any one of claims 25-26, characterized in comprising at 
least one layer of a cholesteric liquid crystal as at least one birefringent layer having 
directions of the optical axes that change across the layer thickness according to a 
certain rule. 

29. The polarizer according to claims 28, characterized in that at least one layer of a 
cholesteric liquid crystal is made of a polymer cholesteric liquid crystal. 

30. The polarizer according to claim 28, characterized in that at least one layer of a 
cholesteric liquid crystal has, across the thickness, a gradient of the cholesteric spiral 
pitch and, as the result, has the spectrum width of the light selective reflection band of 
not less than 100 nm. 

3 1 . The polarizer according to claim 2.8, characterized in comprising at least three layers 
of cholesteric liquid crystals having the light selective reflection bands in three different 
spectrum ranges. 
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32. The polarizer according to any one of claims 25-26, characterized in that the means 
for converting the incoming non-polarized light is implemented in the form of a system 
of microlenses or microprisms focusing the light beams coming out of them in the 
direction towards interior of the polarizer. 

33. The polarizer according to claims 32, characterized in that the system of microlenses 
is implemented in the form of positive cylindrical microlenses that completely cover the 
surface of the polarizer. 

34. The polarizer according to blaim 26, characterized in that on a first surface of a film 
or plate it comprises a system of microlenses and a sectioned metallic mirror optically 
registered with said system of microlenses, and on a second surface of a film or plate it 
comprises at least one layer of a cholesteric liquid crystal. 

35. The polarizer according to claim 26, characterized in that on the first surface of a film 
or plate it comprises a system of microlenses, a sectioned metallic mirror optically 
registered with said system of microlenses, and a quarter-wave plate, and on the second 
surface it comprises at least one birefringent anisotropically absorbing layer or _ 
birefringent layer having the constant, across the layer thickness, directions of the 
optical axes. 

36. The polarizer according to claim 26, characterized in that on the first surface of a film 
- or plate it comprises a sectioned metallic mirror, and on the second surface of a film or 

plate sequentially applied are a system of microlenses optically registered with sections 
of the metallic mirror, and at least one layer of a cholesteric liquid crystal. 

37. The polarizer according to claim 26, characterized in that on the first surface of a film 
or plate it comprises a sectioned metallic mirror and a quarter-wave plate, and on the 
second surface of a film or plate sequentially applied are a system of microlenses 
optically registered with sections of the metallic mirror, and at least one birefringent 
anisotropically absorbing layer or birefringent layer having the constant, across the layer 
thickness, directions of the optical axes. 

38. The polarizer according to claim 26, characterized in comprising at least two 
laminated films or plates, on the external surface of a first film or plate applied is a first 
system of microlenses, on the internal surface of a first or second film or plate applied 
is a sectioned metallic mirror, and on the external surface of the second film or plate 
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additionally applied are a second system of microlenses optically registered with 
sections of the metallic mirror and with the first system of microlenses, and at least one 
layer of a cholesteric liquid crystal. 

39. The polarizer according to claim 26, characterized in comprising at least two 
laminated films or plates, on the external surface of the first film or plate applied is the 
first system of microlenses, on the internal surface of the first or second film or plate 
applied are the sectioned metallic mirror and the quarter-wave plate, on the external 
surface of the second film or plate additionally applied are the second system of 
microlenses optically registered with sections of the metallic mirror and with the first 
system of microlenses, and at least one birefringent anisotropically absorbing layer or 
birefringent layer having the constant, across the layer thickness, directions of the 
optical axes. 

40. The polarizer according to claim 26, characterized in comprising at least two 
laminated films or plates, on the external surface of the first film or plate applied is a 
system of microprisms, on the internal surface of the first or second film or plate 
applied is a sectioned metallic mirror optically registered with the system of 
microprisms, on the external surface of the second film or plate applied are is one layer 
of a cholesteric liquid crystal 

4 1 . The polarizer according to claim 26, characterized in comprising at least two 
- laminated films or plates, on the external surface of the first film or plate applied is a 

system of microprisms, on the internal surface of r the first film or plate sequentially 
applied are the sectioned metallic mirror optically registered with the system of 
microprisms, a quarter-wave plate, on the external surface of the second film or plate 
applied is at least one birefringent anisotropically absorbing layer or birefringent layer 
having the constant, across the layer thickness, directions of the optical axes. 

42. The polarizer according to any one of claims 15-20, 25, 35, 37, 39, 41, characterized 
in that at least one birefringent anisotropically absorbing layer has at least one 
refraction index that is directly proportional to the polarized light wavelength. 

43. The polarizer according to any one of claims 15-20, 25, 35, 37, 39, 41, characterized 
in that at least one birefringent anisotropically absorbing layer has the thickness whereat 
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realized is the interference extremum at output of the polarizer at least for one light 
linearly-polarized component. 

44. The polarizer according to claim 43, characterized in that thickness of at least one 
birefringent anisotropically absorbing layer satisfies the condition of obtaining, at 
output of the polarizer, the interference minimum for one linearly-polarized light 
component and the interference maximum for the other orthogonal linearly-polarized 
light component. 

45. The polarizer according to any one of claims 15-20, 25, 35, 37, 39, 41, characterized 
in that the polarizing means comprises at least two layers, of which layers at least one of 
them is a birefringent anisotropically absorbing layer, and the other is an optically 
isotropic layer, whose refraction index coincides with, or maximally proximate to one 
of indices of the birefringent layer. 

46. The polarizer according to any one of claims 15-20, 25, 35, 37, 39, 41, characterized 
in that the polarizing means comprises at least two birefringent layers, of which layers 
one of them is the anisotropically absorbing layer, one refraction index of which layer 
coincides with, or maximally proximate to one of indices of the birefringent layer, and 
the second refraction indices of the birefringent layer and birefringent anisotropically 
absorbing layer differ from one another. 

47. The polarizer according to any one of claims 15-20, 25, 35, 37, 39, 41, characterized 
in that at least one birefringent anisotropically absorbing layer is formed: 

• of at least one organic salt of a dichroic anionic dye having general formula: 
{Chromogene} - (XO'M + ) n5 where Chromogene is a dye chromophore system; X = CO, 
S0 2 , OS0 2 , OPO(0"M + ); M - RR , NH2; RR*R"NH; RR/R"R A N; RR'R" A P, when R, R\ 
K\ R A = CH 3 , C1C 2 H4-, C 2 H 5 , C 3 H 7 , C 4 H 9 , C 6 H 5 CH 2 , substituted phenyl or heteroaryl; 
YH-(CH r CH 2 Y) m -CH 2 CH 2 , Y =0, or NH, m=0-5; N-alkylpyridinium cation, N- 
alkylchinolinium cation, N-alkylimidazolinium cation, N-alkylthiazolinium cation, etc.; n 
-1-7; 

• or of at least one asymmetric mixed salt of a dichroic anionic dye with different cations 

of general formula: 

(M^O-XM m [Mx + 0-XM^ 
where: 
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Chromogene is a dye chromore system; Z =S0 2 NH, SO-,, CONH, CO, O, S, NH, CH 2 ; p = 
1 - 10; f = 0-9; g = 0-9; n = 0-9, m = 0-9, n+f = 1-10: m+g = 1-10; X, X' = CO, S0 2 , OS0 2 , 
PO(0"M + ); M ¥ M iM, M, = H; non-organic cation of the following type: NH4, Li, Na, K, 
Cs, Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RR'NH 2 , 
RR/R"NH; RR , R"R*N; RR' R"R*P, where R,R\ R", R* = alkyl or substituted alkyl of 
the following type: CH 3 C1C 2 H,, HOC 2 H4, C 2 H 5 , C 3 H 7 , C 4 H 9 , C 6 H 5 CH 2 , substituted phenyl 
or heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 -, Y = O, or NH, k = 0-10; heteroaromatic cation 
of the following type N-alkylpyridinium, N-alkylchinolinium, N-alkylimidazolinium, N- 
alkythiazolinium etc.; 

• or of at least one associate of a dichroic anionic dye with surface-active cation and/or 
amphoteric surfactant of general formula: 

(M + 0'X^-) ra [M + 0-X'-(CH 2 ) p -Z-] g {Chromogene} [-Z-(CH 2 ),,-XO SURlf (XO SUR)„, 
where 

Chromogene is a dye chromophore system; Z=S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; 
p = 1 - 10; f = 0-4; g =0-9; n = 0-4, m = 0-9, n+f = 1-4; m+g = 0-10; X, X' = CO, S0 2 , 
OS0 2 , PO(0"M + ); M = H; non-organic cation of the following type: NH4, Li, Na, K, Cs, 
Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RR NH 2 , 
RR'R"NH; RR'R"R*N; RR*R"R*P, where R,R\ R \ R* = alkyl or substituted alkyl of 
.the following type: CH 3 C1C 2 H 4 , HOC 2 H 4 , C 2 H 5 - C, 0 H 21 , C 6 H 5 CH 2 , substituted phenyl or 
heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 -, Y = O, or NH, k = 0-10; heteroaromatic cation of 
the following type N-alkylpyridinium, N-alkylchinoTfnium, N-alkylimidazolinium, N- 
alkylthiazolinium, etc.; K'SUR + , SUR = KSUR + , K'SUR + , AmSUR, where: KSUR + and 
K'SUR + are surface-active cations, AmSUR is amphoteric surfactant; 

• or of at least one associate of a dichroic cationic dye with a surface-active anion and/or 
an amphoteric surface-active dye of general formula: 

(M + 0"X-) m [M + 0"X'-(CH 2 ) p -Z-l g {Chromogene*} SUR, where Chromogene is a dye 
chromophore system; Z =S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 1-10; g = 0 -1; m 
= 0-1; m+g=l; X = CO, S0 2 , OS0 2 , PO(0"M + ); M = H; non-organic cation of the 
following type: NH 4 , Li, Na, K, Cs, Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the 
following type: RNH 3 RR'NH2; RR/R"NH; RR'R"R*N; RR'R"R*P, where R, R\ K\ 
R* = alkyl or substituted alkyl of the following type: CH 3 , C1C 2 H4, HOC2H1, C 2 H 5 - 
C10H21, C 6 H 5 CH 2 , substituted phenyl or heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 , Y = O, or 
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NH, k = 0-10; heteroaromatic cation of the following type: N-alkylpyridinium, N- 
alkylchinolinium, N-alkylimidazolinium, N-alkylthiazolinium, etc.; KSUR + (surface-active 
cation), SUR = ASUR\ AmSUR, where: ASUR' is surface active cation, AmSUR is 
amphoteric surfactant; 

• or at least of one associate of a dichroic cationic dye with a surface-active cation and/or 
amphoteric surfactant of general formula: 

{Chromogene}-[Z-(CH 2 ) p - X + RR*R" SURl n , where Chromogene is a dye 

chromophore system; Z = SO.NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 1-10; X = N, P; 
R, R\ R" = alkyl or substituted alkyl of the following type: CH 3 , CIQH4, HOC 2 H 4 , C 2 H 5 , 
C3H7, SUR ^ASUR", AmSUR, where: ASUR" is a surface-active anion, AmSUR is an 
amphoteric surfactant; n = 1-4; 

• or of at least one water-insoluble dichroic dye and/or a pigment that do not contain 
ionogenic or hydrophilic groups; 

• or of at least one low-molecular thermotropic liquid-crystal substance being a dichroic 
dye or containing, as a component, a liquid-crystal and/or a dichroic dye other than 
liquid-crystal dye and vitrified in this or other manner, for example after application of 
a layer by curing using ultraviolet radiation; 

• or of at least on polymer material other than liquid-crystal one, with a controlled degree 
of hydrophilicity, dyed with a dichroic dye and/or an iodine compounds; _ 
or of at least one polymer thermoptropic liquid-crystal and/or non-liquid crystal - 
substance comprising solved in mass and/or chemically bonded with a polymer chain 
dichroic dyes; 

• or at least of one dichroic dye capable of forming a lyotropic liquid-crystal phase; 

• or at least of one dichroic dye of the polymer structure; 

• or at least of one water-soluble organic dye capable of forming a stable lyotropic liquid- 
crystal phase of general formula {Chromogene} (S0 3 M) n , where Chromogene is a dye 
chromophore system; M - H + , a non-organic cation: and having thickness not less than 
0.1 mem; 

• or of their mixes. 

47. The polarizer according to claim 46, characterized in that at least one dichroic dye or 
pigment is selected from a series of dyes capable of forming a lyotropic liquid-crystal 
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phase, or of a series of dyes capable of forming a stable lyotropic liquid-crystal phase; 
or of a series of luminescent dyes; or of the direct dye class; or of the active dye class; 
or of the acid dye class; or of the series of sulfo-acids of polycyclic dyes; or of the type 
of polymethyne, cyaninic, hemicyaninic dyes; or of the type of arylcarbonic dyes; or of 
the type of heterocyclyc derivatives of di- and triaryl methanes, or thiopyraninic, 
pyroninic, acrydinic, oxazininic, thiazinic, xanthenic, azinic dyes; or of the series of vat 
dyes; or of the series of dispersed dyes; or of the series of anthraquinonic dyes; or of the 
series of indigoid dyes; or of the series of mono- or polyazocompounds; or of the series 
of perinonic dyes; or of the series of polycyclic compounds; or of the series of 
heterocyclic derivatives of anthrone; or of the series of metal complex compounds; or 
of the series of aromatic heterocyclic compounds or their mixes. 

48. The polarizer according to any one of claims 1-20, 25-26, 35, 37, 39, 41, 
characterized in that at least one birefnngent amsotropically absorbing layer 
additionally comprises a modifier, in capacity of which modifier used are hydrophilic or 
hydrophobic polymers of different types, including liquid- crystalline, silicon-organic 
polymers; and/or plasticizers and varnishes, including silicon-organic and/or non- 
ionogenic surfactants. 

49. A liquid-crystal indicating element, comprising a layer of liquid crystal disposed 
between a first and second plates, at least one of which plates disposed are electrodes 

- and a polarizer, characterized in that at least one polarizer comprises at least one 
birefringent anisotropically absorbing layer having r 'at least one refraction index that 
grows as the polarized light wavelength increases. 

50. The liquid-crystal indicating element according to claim 49, characterized in that at 
least one birefringent anisotropically absorbing layer of at least one polarizer is 
implemented in the form of elements that differ from one another with respect of values 
of phase delay and/or direction of the polarization axis. 

5 1 . The liquid-crystal indicating element according to claim 49, characterized in that 
one polarizer comprises at least two birefringent anisotropically absorbing layers of 
different colours with mutually perpendicular directions of the polarization axes, which 
layers are applied one over the other, or on at least on one intermediate layer that 
separates them, and on the other plate the polarizer comprises at least one birefringent 
anisotropically absorbing layer of a grey colour having the direction of the polarization 
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axes that coincides with direction of the polarization axis of one of the birefringent 
anisotropically absorbing layers on the first plate. 

52. The liquid-crystal indicating element according to any one of claims 49-51, 
characterized in that it further comprises on one plate a diffusion-reflection layer, which 
layer simultaneously serves as an electrode, and at least one birefringent anisotropically 
absorbing layer being disposed immediately on the reflecting layer or a dielectric sub- 
layer applied on the reflecting layer. 

53. The liquid-crystal indicating element according to any one of claims 49-51, 
characterized in that at least one birefringent anisotropically- absorbing layer of at least 
one polarizer has at least one refraction index that is directly proportional to the 
polarized light wavelength. 

54. The liquid-crystal indicating element according to any one of claims 49-51, 
characterized in that at least one birefringent anisotropically absorbing layer of at least 
one polarizer has the thickness whereat realized is the interference extremum at output 
of the polarizer for at least one linearly-polarized light component. 

55. The liquid-crystal indicating element according to claim 54, characterized in that 
thickness of at least one birefringent anisotropically absorbing layer of at least one 
polarizer satisfies the condition of obtaining, at output of the polarizer, the interference 

- minimum for one linearly-polarized light component and the interference maximum for 
the other orthogonal linearly-polarized light component. 

56. The liquid-crystal indicating element according to claim 54, characterized in that at 
least one polarizer comprises at least two layers, of which layers one is a birefringent 
anisotropically absorbing layer, and the other is the optically isotropic layer whose 
refraction index coincides with, or maximally proximate to one of indices of the 
birefringent layer. 

57. The liquid-crystal indicating element according to claim 54, characterized in that at 
least one polarizer comprises at least two different birefringent layers, of which 
birefringent layers at least one is the anisotropically absorbing one, and one refraction 
index of which anisotropically absorbing layer coincides with, or maximally proximate 
to one of indices of the birefringent layer, and the second refraction indices of the 
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birefringent layer and birefringent anisotropically absorbing layer are different from one 
another 

58. The liquid-crystal indicating element according to claim 54, characterized in that the 
polarizer additionally comprises at least one layer that at least partially reflects the light. 

59. The liquid-crystal indicating element according to claim 58, characterized in that the 
light-reflecting layer is a metallic layer. 

60. The liquid-crystal indicating element, comprising a liquid crystal layer disposed 
between a first and second' 1 plates, at least on one of which plates disposed are 
electrodes and a polarizer, characterized in that at least one polarizer comprises: 

• a polarizing means for dividing a plurality of non-polarized light beams of the light 
incident on the polarizer into the same plurality of identical pairs of differently 
polarized light beams, implemented in the form of focusing optical elements, each of 
which elements comprises at least one birefringent anisotropically absorbing layer 
having at least one refraction index that grows as the polarized light wavelength 
increases, adjacent to at least one optically isotropic layer; said polarizing means being 
optically registered with a means for changing polarization of at least one plurality of 
identically polarized light beams comprised by said plurality of pairs of differently 
polarized light beams. 

-61. The liquid-crystal indicating element according to claim 60, characterized in that at^ 
least one birefringent layer is implemented in the form of a plurality of volume or phase 
lenses. 

62. The liquid-crystal indicating element according to claim 60, characterized in that the 
focusing optical element is implemented in the form of a zone plate. 

63. The liquid-crystal indicating element according to claim 62, characterized in that the 
zone plate is implemented in the form of an amplitude zone plate, even zones of which 
comprise at least one birefringent anisotropically absorbing layer adjacent to at least 
one optically isotropic layer, and the odd zones are made of the optically isotropic 
material. 

64. The liquid-crystal indicating element according to claim 62, characterized in that the 
zone plate is implemented in the form of a phase zone plate, at least one refraction 
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index of which phase zone plate changing along at least one of directions according to a 
certain rule, including in a non-monotonic manner, 

65. The liquid-crystal indicating element according to claim 60, characterized in that the 
means for changing polarization comprises a sectioned translucent birefringent 
anisotropically absorbing layer having at least one refraction index that grows as the 
polarized light wavelength increases. 

66. The liquid-crystal indicating element according to any one of claims 60-65, 
characterized in that the means for changing polarization is implemented in the form of 
a sectioned translucent half-wave birefringent plate or layer having sections disposed in 
focuses or outside focuses of the focusing optical elements. 

67. The liquid-crystal indicating element according to any one of claims 60-65, 
characterized in that the means for changing polarization is implemented in the form of 
a sectioned translucent birefringent plate having sections in the form of quarter-wave 
plates disposed outside focuses of the focusing optical elements, and sections in the 
form of plates determining a phase difference between the ordinary and extraordinary 
rays, which phase difference differs by n from thg phase difference determined by said 
sections in the form of quarter-wave plates disposed in focuses of the focusing optical 
elements. 

68. The liquid-crystal indicating element according to any one of claims 60-65, 
characterized in that the means for changing polarization is implemented in the form of 
a sectioned translucent polymerized planar layer of a liquid crystal having the twist 
structure, with rotation of the optical axis of the liquid crystal within thickness of said 
layer at angle of 90°, with sections disposed in focuses or outside focuses of the 
focusing optical elements. 

69. The liquid-crystal indicating element according to any one of claims 60-65, 
characterized in that the means for changing polarization is implemented in the form of 
sectioned translucent achromatic birefringent plate. 

70. A liquid-crystal indicating element, comprising a layer of a liquid crystal disposed 
between a first and second plates, at least on one of which plates being disposed 
electrodes and a polarizer, characterized in that at least one polarizer is implemented in 
the form of at least one film or plate, whereon applied are means for converting the 
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incoming non-polarized light into a plurality of identical light beams, a polarizing 
means for dividing non-polarized light beams into polarized passing and reflected light 
beams having different polarizations, which polarizing means has at least one 
birefringent anisotropically absorbing layer having at least one refraction index that 
grows as the polarized light wavelength increases, or a birefringent layer having the 
constant, across the layer thickness, directions of the optical axes that change across the 
layer thickness according to a certain rule, and means for changing polarization and 
direction of the light beams rqflected from the polarizing means. 

7 1 . The liquid-crystal indicating element according to claim 70, characterized in that the 
means for changing polarization and direction of the reflected light beams has a 
sectioned metallic mirror. 

72. The liquid-crystal indicating element according to any one of claims 70-71, 
characterized in that the polarizing means comprises at least one birefringent 
anisotropically absorbing layer or birefringent layer having the constant, across the layer 
thickness, directions of the optical axes, and comprising a quarter-wave plate upstream 
of the sectioned metallic mirror. 

73. The liquid-crystal indicating element according to any one of claims 70-71, 
characterized in comprising at least one layer of cholesteric liquid crystal as at least one 

. birefringent layer having directions of the optical axes that change across the layer 
thickness according to a certain rule. 

74. The liquid-crystal indicating element according to claims 73, characterized in that at 
least one layer of a cholesteric liquid crystal is made of a polymer cholesteric liquid 
crystal. 

75. The liquid-crystal indicating element according to any one of claims 73-74, 
characterized in that at least one layer of a cholesteric liquid crystal has, across the 
thickness, a gradient of the cholesteric spiral pitch and, as the result, has the spectrum 
width of the light selective reflection band of not less than 100 nm. 

76. The liquid-crystal indicating element according to claim 73, characterized in 
comprising at least three layers of cholesteric liquid crystals having the light selective 
reflection bands in three different spectrum ranges. 
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77. The liquid crystal indicating element according to any one of claims 70-71, 
characterized in that the means for converting the incoming non-polarized light is 
implemented in the form of a system of microlenses or microprisms focusing the light 
beams coming out of them in the direction towards the interior of the polarizer. 

78. The liquid-crystal indicating element according to claim 77, characterized in that the 
system of microlenses is implemented in the form of positive cylindrical microlenses 
that completely cover the surface of the polarizer. 

79. The liquid-crystal indicating element according to claim 71, characterized in that on 
a first surface of a film or plate the polarizer comprises a system of microlenses and a 
sectioned metallic mirror optically registered with said system of microlenses, and on a 
second surface of a film or plate it comprises at least one layer of a cholesteric liquid 
crystal. 

80. The liquid-crystal indicating element according to claim 71, characterized in that on 
the first surface of a film or plate the polarizer comprises a system of microlenses, a 
sectioned metallic mirror optically registered with said system of microlenses, and a _ 
quarter-wave plate, and on the second surface it comprises at least one birefringent 
anisotropically absorbing layer or birefringent layer having the constant, across the layer 
thickness, directions of the optical axes. 

•81. The liquid-crystal indicating element according to claim 71, characterized in that on 
the first surface of a film or plate the polarizer comprises a sectioned metallic mirror, 
and on the second surface of a film or plate sequentially applied are a system of 
microlenses optically registered with sections of the metallic mirror, and at least one 
layer of a cholesteric liquid crystal. 

82. The liquid-crystal indicating element according to claim 71, characterized in that on 
the first surface of a film or plate the polarizer comprises a sectioned metallic mirror 
and a quarter- wave plate, and on the second surface of a film or plate sequentially 
applied are a system of microlenses optically registered with sections of the metallic 
mirror, and at least one birefringent anisotropically absorbing layer or birefringent layer 
having the constant, across the layer, thickness, directions of the optical axes. 

83. The liquid-crystal indicating element according to claim 71, characterized in that the 
polarizer comprises at least two laminated films or plates, on the external surface of a 
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first film or plate applied is a first system of microlenses, on the internal surface of a 
first or second film or plate applied is a sectioned metallic mirror, and on the external 
surface of the second film or plate additionally applied are a second system of 
microlenses optically registered with sections of the metallic mirror and with the first 
system of microlenses, and at least one layer of a cholesteric liquid crystal. 

84. The liquid-crystal indicating element according to claim 71, characterized in that the 
polarizer comprises at least two laminated films or plates, on the external surface of the 
first film or plate applied is the first system of microlenses, on the internal surface of 
the first or second film or plate applied are a sectioned metallic mirror and a quarter- 
wave plate, on the external surface of the second film or plate additionally applied are a 
second system of microlenses optically registered with sections of the metallic mirror 
and with the first system of microlenses, and at least one birefringent anisotropically 
absorbing layer or birefringent layer having the constant, across the layer thickness, 
directions of the optical axes. 

85. The liquid-crystal indicating element according to claim 71, characterized in that the 
polarizer comprises at least two laminated films or plates, on the external surface of a 
first film or plate applied is a system of microprisms, on the internal surface of the first 
or second film or plate applied is a sectioned metallic mirror optically registered with 
the system of microprisms, on the external surface of the second film or plate applied is 

* one layer of a cholesteric liquid crystal. 

86. The liquid-crystal indicating element according to claim 71, characterized in that the 
polarizer comprises at least two laminated films or plates, on the external surface of the 
first film or plate applied is a system of microprisms, on the internal surface of the first 
film or plate sequentially applied are a sectioned metallic mirror optically registered 
with the system of microprisms, a quarter-wave plate, on the external surface of the 
second film or plate applied is at least one birefringent anisotropically absorbing layer 
or birefringent layer having the constant, across the layer thickness, directions of the 
optical axes. 

87. The liquid-crystal indicating element according to any one of claims 60-65, 70, 71, 
80, 82, 84, 86, characterized in that at least one polarizer comprises at least one 
birefringent anisotropically absorbing layer having at least one refraction index that is 
directly proportional to the polarized light wavelength. 
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88. The liquid-crystal indicating element according to any one of claims 60-65, 70, 71, 
80, 82, 84, 86, characterized in that at least one birefringent anisotropically absorbing 
layer of at least one polarizer has the thickness whereat realized is the interference 
extremum at output of the polarizer at least for one light linearly-polarized component. 

89. The liquid-crystal indicating element according to claim 88, characterized in that 
thickness of at least one birefringent anisotropically absorbing layer satisfies the 
condition of obtaining, at output of the polarizer, the interference minimum for one 
linearly-polarized light component and the interference maximum for the other 
orthogonal linearly-polarized light component. 

90. The liquid-crystal indicating element according to any one of claims 60-65, 70, 71, 
80, 82, 84, 86 characterized in that at least one polarizer comprises at least two layers, 
of which layers at least one of them is the birefringent anisotropically absorbing layer, 
and the other is the optically isotropic layer, whose refraction index coincides with, or 
maximally proximate to one of indices of the birefringent layer. 

91. The liquid-crystal indicating element according to any one of claims 60-65, 70, 71, 
80, 82, 84, 86, characterized in that at least one polarizer comprises at least two 
birefringent layers, of which layers at least one of them is the anisotropically absorbing 
layer, one refraction index of which layer coincides with, or maximally proximate to 
one of indices of the birefringent layer, and the second refraction indices of the 
birefringent layer and birefringent anisotropically absorbing layer differ from one 
another. 

92. The liquid-crystal indicating element according to any one of claims 49-51, 60-65, 

70, 71, 80, 82, 84, 86, characterized in that at least one of the polarizers further 
comprises an orienting layer formed of non-organic materials, or on the basis of 
polymer materials. 

93. The liquid-crystal indicating element according to any one of claims 49-51, 60-65, 70, 

71, 80, 82, 84, 86, characterized in that at least one birefringent anisotropically 
absorbing layer of at least one polarizer is formed: 

• of at least one organic salt of a dichroic anionic dye having general formula: 
{Chromogene} - (XO'M*)™ where Chromogene is a dye chromophore system; X = CO, 
S0 2 , OS0 2 , OPOCCTIvf); M = RR"NH2; RR' R^NH; RR S R"R A N; RR X R^ A P, when R, R\ 
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R R A = CH 3 , C1C 2 H 4 ., C 2 H 5 , C3H7, C4H9, QH 5 CH 2 , substituted phenyl or heteroaryl; 
YH-(CH 2 -CH 2 Y) m -CH 2 CH 2 , Y =0, or NH, m=0-5; N-alkylpyridinium cation, N- 
alkylchinolinium cation, N-alkylimidazolinium cation, N-alkylthiazolinium cation, etc.; n 
= 1-7; 

• or of at least one asymmetric mixed salt of a dichroic anionic dye with different cations 
of general formula: 

(M 1 + ,0"X'-) m [Mi + OX'-(CH 2 ) p -Z-l g {Chromogene}[-Z-(CH 2 ) p -XOM + ] ( (-XOIVI + ) ll , 

where: ' 

Chromogene is a dye chromore system; Z =SO : NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 
1 - 10; f = 0-9; g = 0-9; n = 0-9, m = 0-9, n+f = 1-10: m+g = 1-10; X, X' = CO, S0 2 , OS0 2 , 
POCO'M*); M ? M,M, M t = H; non-organic cation of the following type: NH4, Li, Na, K, 
Cs, Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RR'NH 2 , 
RJTR^NH; RR"R"R*N; RRR^P, where R,R\ R",R* = alkyl or substituted alkyl of 
the following type: CH 3 CIQH4, HOC 2 H 4 , C 2 H 5 , C 3 H 7 , C 4 H 9 , C 6 H 5 CH 2 , substituted phenyl 
or heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 -, Y = O, or NH, k = 0-10; heteroaromatic cation 
of the following type N-alkylpyridinium, N-alkylchinolinium, N-alkylimidazolinium, N- 
alkythiazolinium etc.; 

• or of at least one associate of a dichroic anionic dye with surface-active cation and/or 
- amphoteric surfactant of general formula: 

(M + OX'-) m lM + OX'-(CH 2 ) p -Z-] g {Chromogene} [-Z-(CH 2 ) p -XOSUR] f (XO SUR)„, 
where 

Chromogene is a dye chromophore system; Z=S0 2 NH, SO,, CONH, CO, O, S, NH, CH 2 ; 
p = I - 10; f = 0-4; g =0-9; n = 0-4, m = 0-9, n+f = 1-4; m+g = 0-10; X, X' = CO, S0 2 , 
OS0 2 , PO(0"M + ); M = H; non-organic cation of the following type: NH,, Li, Na, K, Cs, 
Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the following type: RHN 3 , RR'NH 2 , 
RR'R^NH; RR"R"R*N; RR/R"R*P, where R,R\ R", R* = alkyl or substituted alkyl of 
the following type: CH 3 C1C 2 R,, H0C 2 H 4 , C 2 H 5 - C )0 H 21 , C 6 H 5 CH 2 , substituted phenyl or 
heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2 -, Y = O, or NH, k = 0-10; heteroaromatic cation of 
the following type N-alkylpyridinium, N-alkylchinolinium, N-alkylimidazolinium, N- 
alkylthiazolinium, etc.; K'SUR + , SUR = KSUR + , K'SUR + , AmSUR, where: KSUR + and 
K'SUR + are surface-active cations, AmSUR is amphoteric surfactant; 
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• or of at least one associate of a dichroic cationic dye with a surface-active anion and/or 
an amphoteric surface-active dye of general formula: 

(M + O X-) m [M + 0~X'-(CH 2 ) p -Z-| s {Chromogene*} SUR, where Chromogene is a dye 
chromophore system; Z =SO : NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p = 1-10; g = 0 -1; m 
= 0-1; m+g=l; X = CO, SQ 2 , OS0 2 , PCKO^M*); M = H; non-organic cation of the 
following type: NH 4 , Li, Na, K, Cs, Mg, Ca, Ba, Fe, Ni, Co, etc.; organic cation of the 
following type: RNH 3 RR'NH2; RR'R^NH; RR*R ,% R*N; RR'R"R*P, where R, R\ R \ 
R* - alkyl or substituted alky* of the following type: CH 3 , C1C 2 H 4 , HOC 2 H 4 , C 2 H 5 - 
C !0 H 2t? C 6 H 5 CH 2s substituted phenyl or heteroaryl, YH-(CH 2 -CH 2 Y) k -CH 2 CH 2? Y = O, or 
NH, k = 0-10; heteroaromatic cation of the following type: N-alkylpyridinium, N- 
alkylchinolinium, N-alkylimidazolinium, N-alkylthiazolinium, etc.; KSUR + (surface-active 
cation), SUR = ASUR", AmSUR, where: ASUR" is surface active cation, AmSUR is 
amphoteric surfactant; 

• or at least of one associate of a dichroic cationic dye with a surface-active cation and/or 
amphoteric surfactant of general formula: 

{Chromogene}-[Z-(CH 2 ) p - X + RR R" SUR]*, where Chromogene is a dye 
chromophore system; Z = S0 2 NH, S0 2 , CONH, CO, O, S, NH, CH 2 ; p - 1-10; X - N, P; 
R, R\ R" = alkyl or substituted alkyl of the following type: CH 3 , C1C 2 H 4 , HOC 2 H 4 , C 2 H 5 , 
C 3 H 7 , SUR =ASUR", AmSUR, where: ASUR" is a surface-active anion, AmSUR is an 
amphoteric surfactant; n = 1-4; 

• or of at least one water-insoluble dichroic dye and/or a pigment that do not contain 
ionogenic or hydrophilic groups; 

• or of at least one low-molecular thermotropic liquid-crystal substance being a dichroic 
dye or containing, as a component, a liquid-crystal and/or a dichroic dye other than 
liquid-crystal dye and vitrified in this or other manner, for example after application of 
a layer by curing using ultraviolet radiation; 

• or of at least on polymer material other than liquid-crystal one, with a controlled degree 
of hydrophilicity, dyed with a dichroic dye and/or an iodine compounds; 

• or of at least one polymer thermoptropic liquid-crystal and/or non-liquid crystal 
substance comprising solved in mass and/or chemically bonded with a polymer chain 
dichroic dyes; 
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• or at least of one dichroic dye capable of forming a lyotropic liquid-crystal phase; 

• or at least of one dichroic dye of the polymer structure; 

• or at least of one water-soluble organic dye capable of forming a stable lyotropic liquid- 
crystal phase of general formula {Chromogene} J[S0 3 M) n , where Chromogene is a dye 
chromophore system; M - H + , a non-organic cation: and having thickness not less than 
0.1 mem; 

• or of their mixes. 

94. The liquid-crystal indicating, element according to claim 93, characterized in that at 
least one dichroic dye or pigment is selected from a series of dyes capable of forming a 
lyotropic liquid crystal phase, or of a series of dyes capable of forming a stable 
lyotropic liquid-crystal phase; or of a series of luminescent dyes; or of the direct dye 
class; or of the active dye class; or of the acid dye class; or of the series of sulfo-acids of 
polycyclic dyes; or of the type of polymethyne, cyaninic, hemicyaninic dyes; or of the 
type of arylcarbonic dyes; or of the type of heterocyclye derivatives of di- and triaryl 
methanes, or thiopyraninic, pyroninic, acrydinic, oxazininic, thiazinic, xanthenic, azinic 
dyes; or of the series of vat dyes; or of the series* of dispersed dyes; or of the series of 
anthraquinonic dyes; or of the series of indigoid dyes; or of the series of mono- or 
polyazocompounds; or of the series of perinonic dyes; or of the series of polycyclic 
compounds; or of the series of heterocyclic derivatives of anthrone; or of the series of 
metal complex compounds; or of the series of aromatic heterocyclic compounds or their 
mixes. 

95. The liquid crystal indicating element according to any one of claims 49-51, 60-65, 
70, 71, 80, 82, 84, 86, characterized in that at least one birefringent anisotropically 
absorbing layer of at least one polarizer further comprises a modifier, in capacity of 
which modifier used are hydrophilic or hydrophobic polymers of different types, 
including liquid crystalline, silicon-organic polymers; and/or plasticizers and varnishes, 
including silicon-organic and/or non-ionogenic surfactants. 
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ABSTRACT 

The invention relates to light polarizers and devices for displaying information 
based on said polarizers, in particular to a liquid crystal indicating (LCI) element, and can 
be used in flat liquid-crystal displays, including those of the projection type, luminairs, 
optical modulators, matrix systems of light modulation, etc. 

The objective of the invention is to provide an highly efficient polarizer providing 
an improved brightness and colour saturation of a LCI element based on such polarizer. 

This objective is to be attained by using, in manufacture of a polarizer and a LCI 
element based on such polarizer, at least one birefringent anisotropically absorbing layer 
having at least one refraction index that grows as the polarized light wavelength increases, 
i.e. having the abnormal dispersion. 

The use of said layer allows to create polarizers of both the dichroic and 
interference types. Further, the use of said layer allows to create a polarizer that provides, 
in a relatively simple design, conversion of practically all energy of a non-polarized 
radiation into the polarized radiation. 

The above-recited peculiarities of the claimed polarizer based on a birefringent 
anisotropically absorbing layer having the abnormal dispersion allow to create both a 
colour and monochromic LCI element distinguished for an higher brightness, colotir 
* saturation, good angular characteristics and absence of Shadows. 
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LIST 

of reference numerals and designations of elements shown in drawings 
1 - birefringent layer 

2; 29 - component of incident light, linearly-polarized in the pattern plane 

3; 4; 12 - component of reflected light, linearly-polarized in the pattern plane 

5 - component of incident light, linearly-polarized perpendicularly to the pattern plane 

6; 7 - component of reflected light, linearly-polarized perpendicularly to the pattern plane 

8; 9; 10 - graphs of refraction in^ex against light wavelength 

1 1 ; 30; 3 1 ; 32 - isotropic layer 

14; 41 - non-polarized ray (incident or passing) 

15 - lenses of a birefringent material 

16; 33 - conventional designation of the optical axis of a birefringent layer 

17; 13; 20; 36 - component of passing light, linearly-polarized perpendicularly to the 

pattern plane 

18; 23; 22 - component of passing light, linearly-polarized in the pattern plane 
19; 21 - sections of half- wave phase-delaying plates 
24 - amplitude zone plate 

25; 26 - sections of a quarter- wave phase-delaying plate 
28; 28 - circular-polarized passing light 

34; 35 - surface profile boundary of dielectric layers of the phase zone plate 

37 - metallic mirror 

38- lenses of an isotropic material 

39 - layer of cholesteric LC 

40 - circular-polarized reflected light 

42- polarizing means for dividing non-polarized light into the passing and linearly- 
- polarized components (one-layer or multi-layer means) 

43- microprisms ~~ 

44- 44; 45 - walls of LC cell (substrate) 

45- 46; 47 - electrodes in a LC cell 
48; 49 - insulating films in LCI 

50; 51; 56 - dichroic polarizer in LC cell 
52 - layer of nematic LC in LC cell 
53; 54 - orienting layer in LC cell 
55 - reflecting layer in LC cell 
57 - colour matrix in LCI 
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DECLARATION 
AND POWER OF ATTORNEY 

.s a below named inventor, I hereby declare that: 

iy residence, post office address and citizenship are as stated below at 201 et seq. underneath my name. 

believe I am the original first and sole inventor if only one name is listed at 201 below, or an original, first and joint inventor if plural names 
•e listed at 201 et seq. below, of the subject matter which is- claimed and for which a patent is sought on the invention entitled 

* [Title of the Invention] 

id for which a patent application: POLARIZER AND LIQUID CRYSTAL DISPLAY ELEMENT 
1 is attached hereto and includes amendments) filed on & appucabu) 

] was filed in the United States on as Application Serial No. (for <udar<mon ** accomp<mym t applicant) 

/w^^ -s amended under PCX Artic.e 19 

1 (4 applicable) 

lereby state that I have reviewed and understand the contents of the above identified application, including the claims, as amended by any 
nendment referred to above. 

icknowledge the duty to disclose information known to me to be material to patentability as defined in Title 37, Code of Federal Regulations, 
.56. 

lereby claim foreign priority benefits under Title 35, United States Code, §119<aMd) of any foreign applications) for patent or inventors 
rtificate listed below and have also identified below any foreign application for patent or inventor's certificate having a filing date before that 
the application on which priority is claimed: 



EARLIEST FOREIGN APPLICATION(S), IF ANY, FILED PRIOR TO THE FILING DATE OF THE APPLICATION 







DATE OF FILING 


PRIORITY 


APPLICATION NUMBER 


COUNTRY 


(day, month, year) 


CLAIMED 


97121028 


Russia 


16.12.1997 


YES S NO □ 


98101616 


Russia 


12.01.1998 


YES 53 NO □ 



ereby claim the benefit under Title 35, United States Code, §1 19(e) of any United States provisional applications) listed below. p ^ T ^ Q 



APPLICATION NUMBER 


FILING DATE 











ereby claim the benefit under Title 35, United States Code, §120 of any United States application(s) listed below and, insofar as the subject 
tter of each of the claims of this application is not disclosed in the prior United States application in the manner provided by the first 
agraph of Tide 35, United States Code §112, I acknowledge the duty to disclose information which is material to patentability as defined 
Title 37, Code of Federal Regulations, §1 .56 which became available between the filing date of the prior application and the national or PCT 
^national filing date of this application: 



APPLICATION SERIAL NO. 


FILING DATE 


STATUS 


PATENTED 


PENDING 


ABANDONED 























WER OF ATTORNEY: As a named inventor, I hereby appoint S. Leslie Misrock (Reg. No. 18872). Harry C. Jones, III (Reg. No. 20280^Berj A. Terzian 
c No. 20060), Gerald J. Flintoft (Reg. No. 2Q&£k David Weild, III (Reg. No. 21094L Jonathan A. Marshall (Reg, No.246141, Barry D Rem (Reg No. 
'il) StontoFTT. Lawrence, HI (Reg. No. 25736), Isaac Jarkovsky (Reg. No. 22713), Joseph V. Colaianni (Reg. No. 20019), Charles E. McKenney (Reg. 
/ > I 22795) Philip T. Shannon (Reg. No. 2427§JTFrancis E. Morris (Reg. No. 24615), Charles E. Miller (Reg. No. 24576)^, Gidon D. Stern (Reg. No. Zl^h 
~ hTTEauter, Jr. (Reg. No.J228I4k Brian M. Poissant (Reg. No. aS462L Brian D. Coggio (Reg. No. 22624L Rory J. Radding (Reg. No. 28749^ Stephen 
'arbulak (Reg. No. 29166), Donald J. Goodell (Reg. No. 19766). James N. Palik (Reg. No.J5510L Thomas E. Friebel (Reg. No. 292581, Laura A. Coruzzi 
g. No. 30742), JermTfeTGordon (Reg. No. 30753), Jon R. Stark (Reg. No. 301U). Allan A. Fanucci (Reg. No. 30256), Geraldine F. Baldwin (Reg. No. 

6 - t„ - " ~ " *~ 41 - VT - -»a*««x i Wallach (Reg. No. 154Q2X 

33291), Adriane 

vxvv* , _ ^ _ e j ^ _ _ G. Markey (Reg. 

*3lSVC2^ci^ Edmonds', whose addresses are 1155 Avenue of the Americas, New York, New York 

3671667 K Street N.W., Washington, DC 20006 and 2730 Sand Hill Road, Menlo Park, CA 94025, and each of them, my attorneys, to prosecute tins 
lication, and to transact all business in the Patent and Trademark Office connected therewith. 
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SEND CORRESPONDENCE TO: PENNIE & EDMONDS^ DIRECT 1 

Ji^Lj^STREFTTTrwT PENNIE <S 
WAOT^GTONrD^720006__. (202) 496- 


'ELEPHONE CALLS TO: 
t EDMONDS DOCKETING 
4400 


2 
0 
1 


FULL NAME 
OF INVENTOR 


LAST NAME 

MIRQSHIN, 


FIRST NAME 

Alexandr 


MIDDLE NAME 

Alexaruimzix;h. 


RESIDENCE & 
CITIZENSHIP 


CITY 

Moscow 


STATE OR FOREIGN COUNTRY 

Russia fttfX 


COUNTRY OF C1TIZENSHI 

Russia 


? 


POST OFFICE 
ADDRESS 


street ulitsa 
Petrozavodskaya,i7 , 


C!TY Moscow 
korpus 2 , kv. 152 


STATE OR COUNTRY 

Russia 


ZIP CODE 


2 
0 
2 


FULL NAME 
OF INVENTOR 


LAST NAME 

BELYAEV 


FIRST NAME 

Sergei 


MIDDLE NAME 


RESIDENCE & 
CITIZENSHIP 


city Moskovskaya 
oblast , Dolgoprudny 


STATE OR FOREIGN COUNTRY 

Russia 


COUNTRY OF CITIZENSHIP 

Russia 


POST OFFICE 
ADDRESS 


street prospekt 
Patsaeva, 14 ,kv. 77 


cmr Moskovskaya 
oblast f Dolgoprudn 


STATE OR COUNTRY 

j Russia 


ZIP CODE 


2 
0 
3 


FULL NAME 
OF INVENTOR 


LAST NAME 

KHAN 


FIRST NAME 

Ir 


MIDDLE NAME 

Gvon 


RESIDENCE & 
CITIZENSHIP 


Moskovskaya 
oblast , Dolaoprudny 


STATE OR FOREIGN COUNTRY 

Russia ^14 X 


COUNTRY OF CITIZENSHI 

Russia 


P 


POST OFFICE 
ADDRESS 


STREET prospekt 
Patsaeva , 1 4 , kv . 2 6 


city Moskovskaya 
oblast , Dolgoprudn 


STATE OR COUNTRY 

/ Russia 


ZIP CODE 


2 
0 
4 


FULL NAME 
OF INVENTOR 


LAST NAME 
KARPOV 


FIRST NAME 

Igor 


MIDDLE NAME 

Nikolaevich 


RESIDENCE & 
CITIZENSHIP 


CITY 

Moscow 


STATE OR FOREIGN COUNTRY 

Russia 


COUNTRY OF CITIZENSHIP 

Russia 


POST OFFICE 
ADDRESS 


srnt£ET Dmitrovsky 
proezd, 4 ,kv. 120 


CITY 

Moscow 


STATE OR COUNTRY 

Russia 


ZtP CODE 


> 2 
0 
5 


FULL NAME 
OF INVENTOR 


LAST NAME 

MALIMONENKO 


FIRST NAME 

Nikolai 


MIDDLE NAME 


RESIDENCE & 
CITIZENSHIP 


CITY Moskovskaya 
oblast , Lobnya 


STATE OR FOREIGN COUNTRY 

JBu^sia r '~ J ti X 


COUNTRY OF CITIZENSH 

Russia 


P 


POST OFFICE 
ADDRESS 


STOEET ulitsa 
Lenina , 6 / 3 , kv . 1 8 


city Moskovskaya 
oblast f Lobnya 


STATE OR COUNTRY 

Russia 


ZIP CODE 


2 
0 
6 


FULL NAME 
OF INVENTOR 


LAST NAME 

SHISHKINA 


FIRST NAME 

Elena 


MIDDLE NAME 

Jurievna 


RESIDENCE & 
CITIZENSHIP 


CITY 

Moscow 


STATE OR FOREIGN COUNTRY 

Russia KUX 


COUNTRY OF CITIZENSHIP 

Russia 


POST OFFICE 
ADDRESS 


s™** ulitsa 
Angar skaya ,57, korpu 


C1TY Moscow 
s 2,kv. 9 4 


STATE OR COUNTRY 

Russia 


ZIP CODE 



I hereby declare that all statements made herein of my own knowledge are true and that all statements made on information and belief are 
believed to be true; and further that these statements were made with the knowledge that willful false statements and the like so made are 
punishable by fine or imprisonment, or both, under Section 1001 of Title 18 of the United States Code and that such willful false statements 
may jeopardize the validity of the application or any patent issuing thereon. 



-SMMATUkfi 6f WVEKTOr ^}//[r f 


SIGNATURE OF INVENTOR 1 %^^^A^/" 


sWnatUreA Aventor itt 

UK (P- " 


• DATE 

September 1 5^ 199 9 


DATE 

September. 15, 1999 


September 15. 199 9 




1 1 Signature of* InvenI^^ 




daTE X 

September 15 , 1999 


DATE 

September 15, 1999 


"DATS / 

September 15, 1999 
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SEND CORRESPONDENCE TO: PENNIE & EDMONDS DIRECT TELEPHONE CALLS TO: 

1667 K STREET, N.W. PENNIE & EDMONDS DOCKETING 
WASHINGTON, D.C. 20006 (202) 496^400 


2 
0 
7 


FULL NAME 
OF TNVFNTOR 


last name 


FIRST NAME 

C~*Ch r~\~Y~ <T\7 


MIDDLE NAME 


RESIDENCE & 
PTTT7FNSWTP 


CITY 

Moscow 


STATE OR FOREIGN COUNTRY 

Russia -p 

A i# A 


COUNTRY OF CITIZENSHIP 

Russia 


POST OFFICE 

I\XJUJ\CtOO 


street ulitsa Sadovo- 
Spasskaya, 21 ,kv, 261 


CITY 

J Moscow 


STATE OR COUNTRY 

Russia 


ZIP CODE 


2 
0 
% 


FULL NAME 
OF TNVFNTO"R 


LAST NAME 


FIRST NAME 


MIDDLE NAME 


RESIDENCE & 
CTTI7ENSHTP 


CITY 


STATE OR FOREIGN COUNTRY 


COUNTRY OF CITIZENSHIP 


POST OFFICE 


STREET 


CITY 


STATE OR COUNTRY 


ZIP CODE 


2 
0 
9 


FULL NAME 
OF TNVFNTOR 


LAST NAME 


FIRST NAME 


MIDDLE NAME 


RESIDENCE & 


CITY 


STATE OR FOREIGN COUNTRY 


COUNTRY OF CITIZENSHIP 


POST OFFICE 

t\XJ xJ L\JC O O 


STREET 


CITY 


STATE OR COUNTRY 


ZIP CODE 


2 
0 


FULL NAME 

OF TMVFMTOP 


LAST NAME 


FIRST NAME 


MIDDLE NAME 


RESIDENCE & 


CITY 


STATE OR FOREIGN COUNTRY 


COUNTRY OF CITIZENSHIP 


POST OFFICE 


STREET 


CITY 


STATE OR COUNTRY 


ZIP CODE 


2 
0 


FULL NAME 

UJT JiN V OlN 1 kJK. 


LAST NAME 


FIRST NAME 


MIDDLE NAME * 


RESIDENCE & 


CITY 


STATE OR FOREIGN COUNTRY 


COUNTRY OF CITIZENSHIP 


POST OFFICE 
ADDRESS 


STREET 


CITY 


STATE OR COUNTRY 


ZIP CODE 


2 
0 


FULL NAME 
OF INVENTOR 


LAST NAME 


FIRST NAME 


MIDDLE NAME 




RESIDENCE & 
CITIZENSHIP 


CITY 


STATE OR FOREIGN COUNTRY 


COUNTRY OF CITIZENSHIP 


POST OFFICE 
ADDRESS 


STREET 


CITY 


STATE OR COUNTRY 


ZIP CODE 



I hereby declare that ail statements made herein of my own knowledge are true and that all statements made on information and belief are 
believed to be true; and further that these statements were made with the knowledge that willful false statements and the like so made are 
punishable by fine or imprisonment, or both, under Section 1001 of Title 18 of the United States Code and that such willful false statements 
may jeopardize the validity of the application or any patent issuing thereon. 





SIGNATURE OF INVENTOR 201 


Signature 6f Inventor id* 


DATE '1 

September 15, 199 9 


DATE 


DATE 


SIGNATURE OF INVENTOR &4 


SlGNAYufeE 6E* INVENTOR 2& 


SkWature" 6f JnV£nt6r Xx>~ " "" ~ 


-DaTE " 


&AfE— 1 


DATE 



(3) 



PEDC -74443, 1 



